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CORUNDUM AND ITS OCCURRENCE AND DISTRI- 
BUTION IN THE UNITED STATES. 



By Joseph Hyde Pratt. 



HISTORICAI. SKETCH. 

Ruby and sapphire, the corundum gems, have been known since pre- 
historic times. Our earliest accounts tell of their use among the 
ancients, both as ornaments and as money. The early Greeks and 
Romans were not only familiar with these gems, but made consider- 
able investigation into their physical properties and described their 
occurrences. 

Of the use of corundum as an abrasive, there is no record until 
recent years. Some believe^ however, that the perfection of the 
engravings upon monuments of the Egyptians is due to the use of 
emery, which they might have obtained from the large deposits of the 
Grecian Archipelago. , .v. ; : -; 

The first known discovery of corundum in qvaijtitylsafliVjeh}: td- 
make it of value as an abrasive was that of the;eii[\ery''fifeld§ of the 
Grecian Archipelago, and up to 1847 all the corundUfii '^sed^^iV an 
abrasive was obtained from these islands, principally f roin "the island : 
of Naxos. In that year Dr. J. Lawrence Smith, the Am^ifa^cini^iioneer 
in corundum mining, then in the employ of the Turki^sh* Government, 
discovered important emery deposits in Turkey. The importance of 
this discovery was clearly realized when, in 1850, on account of the 
working of these deposits, the price of emery dropped from $140 to 
$70 and $50 a ton. Since that time both the Turkish and the Grecian 
emeries have been mined and exported. 

In India, besides the occurrence of gem corundum, there have been 
Imown for many years various localities where corundum not of a 
sapphire variety exists, but only in the last few years have these 
deposits been developed and the corundum mined and exported for 
abrasive purposes. 

So far as can be learned from the literature on the subject, corundum 
was first known in America in 1819. In that year Mr. John Dickson, 
of Columbia, S. C, sent a lot of minerals which he had collected 

9 



10 CORUNDUM, ITS OCCURRENCE AND DISTRIBUTION. 

on a tour through the Carolinas to Prof. B. Silliman, of Yale Uni- 
versity. .In the collection there was a well-formed six-sided crystal 
of blue corundum, three-fourths of an inch long and an inch in 
diameter, with parting striae developed similar to those of the East 
Indian corundum. The crystal was sent without label, and, in reply 
to an inquiry as to its locality, Mr. Dickson wrote : ^ " I think it was 
Laurens district ; at all events, it was picked up by my own hands, if 
not in situ, in a place * * * which it could have reached only by 
one of the usual and natural accidents which displace minerals of all 
kinds. * * * I am sure it is American and Carolinian." 

In, 1822 both Profs. Edward Hitchcock and Parker Cleaveland '' 
described a mass of cyanite found at Litchfield, Conn., " associated 
with talc, sulphuret of iron, and corundum * * * supposed to 
weigh 1,500 pounds." The corundum was massive and in six-sided 
prisms, of a dark grayish-blue color, and embedded in cyanite. Both 
of these authors attribute their information to Mr. John P. Brace. 

Mr. Samuel Robinson in 1825 mentions corundum in the list of 
minerals occurring in the vicinity of Franklin, N. J.^ 

In April, 1827, at a meeting of the Lyceum of Natural History, 
New York, " Major Delafield d * * * exhibited crystals of sap- 
phire from Newton, Sussex County, N. J." In 1832 Doctor Fowler « 
described this locality, pointing out the geologic and mineralogic 
relations of the corundum. It is found along the border of crystalline 
, limestone. 

.•; ;• : AcjcOrfing to Mr. W. W. Jeffries, as quoted by Mr. Joseph Willcox, 
Mc^rsT Jdh^-and; J6el Bailey claim to have discovered corundum in 
the;:5erfcieijtiiie'i'egi<)n of Chester County, Pa., about 1822 to 1825. 
X jyj^.^^THiomi^jBisA collected specimens at Union ville about 1832 ; Mr. 
•VTeffpifesCM/n^erf^saw large lumps in the fields there in 1837 or 1838: f 
an5* a*t*oi>.Df.,sairface fragments and bowlders was collected about 
1839 and shipped to Liverpool. But the search for the source of this 
material was unsuccessful till 1875, when a large lenticular mass was 
found in place. This consisted chiefly of corundum and margarite 
and carried some fine specimens of diaspore.^ 

In a report on the mineralogy of New York, in 1842, Mr. Lewis C. 
Beck mentions the occurrence of corundum in the white limestone 
near Amity, in Orange County.* 

The discovery in North Carolina was of a large detached block of 
dark-blue laminated corundum, found on the French Broad River 3 

• Am. Jour. Sci., 1st ser., vol. 3, 1821, pp. 4, 229, 230. 

* Am. Jour. Sci., 1st ser., vol. 6, 1823, p. 219 ; Cleaveland's Mineralogy and Geology, 
Boston, 1822. 

« A Catalogue of American Minerals, with Their Localities, Boston, 1825, p. 165. 

'*Am. Jour. Sci., 1st ser., vol. 13, 1828, p. 380. 

« Am. Jour. Sci., 1st ser., vol. 21, 1832, pp. 319, 320. 

f Second Geol. Surv. Pennsylvania, C, 1883, pp. 346-351. 

- a-«ond Geol. Surv. Pennsylvania, B, 1895, pp. 31-33. 



HIST(tBICAL SKETCH. 11 

miles below Marshall, in Madison County, in the spring of 1847." 
Gen. T. C. Clingman, after considerable search, found another piece 
in the same vicinity in 1848, about a year after the jfirst discovery of 
em^ry in place in Asia Minor by Dr. J. L. Smith. 

The first authenticated record of the occurrence of corundum in 
Georgia * was made in 1852, when Mr. Plant, a banker of Macon, Ga., 
sent a ruby crystal to Professor Shepard at Amherst. This, like 
others, had been found in washing for gold. 

In 1852 Mr. W. P. Blake ^ described corundum from the new local- 
ity at Vernon, Sussex County, N. J. In the spring of the same year 
Dr. C. L. Hunter ^ discovered corundum and emery in place in Gaston 
County, N. C. 

The first record of the occurrence of corundum in Canada was 
made in 1863. ' The report of the Geological Survey of Canada for 
that year (p. 499) describes the occurrence of corundum in Burgess. 

In 1864 the occurrence of ^mery at Chester, Mass., was predicted by 
Dr. C. T. Jackson because of his discovery there of margarite, a min- 
eral which Dr. J. L. Smith had just found to be characteristic of the 
emery deposits of Asia Minor. On the 6th of September of the same 
year Dr. H. S. Lucas ^ discovered emery in what had before been con- 
sidered only deposits of magnetic iron ore. Two years later distinct 
crystals of corundum were found in the same deposits.^ This dis- 
covery of emery soon led to the establishment of active mining, the 
first of its kind in America. This mine is still worked, and though it 
has not been operated continuously from the beginning, it is stIMthe 
main producer of corundum in this country. '%: * **- - * 

In 1870 Mr. Hiram Crisp found the first corundlim thai, Attracted 
attention to the present mining regions of North Ca-'olina, *at w:hat 
is now the Corundum Hill mine (PI. IX). A specimen was srent to 
Prof. W. C. Kerr, then State geologist of North Carolina, for identi- 
fication, and considerable interest was aroused upon discovering that 
it was corundum. In the same year Mr. J. H. Adams ^ found corun- 
dum in a similar occurrence at Pelham, Mass. 

In 1870-71 considerable activity was displayed in the search for 
corundum in the peridotite regions of the southwestern counties of 
North Carolina, and new localities were soon brought to light in 
Macon, Jackson, Buncombe, and Yancey counties. In 1871 Dr. F. A. 
Genth * also discovered the emery of Guilford County. About this 



•Bull. U. S. Geol. Survey, No. 74, 1891, pp. 29-31. 

> Am. Jour. Sci., 3d ser., vol. 4, 1872, p. 101) ; and Geol. Surv. Georgia Bull., 2, 1894, 
p. 18. 

« Am. Jour. Sci., 2d ser., vol. 13, 1852, p. 116. 

<» Am. Jour. Sci., 2d ser., vol. 15, 1853, p. 370. 

• The exact date was furnished by Doctor Lucas. 

t Am. Jour. Sci., 2d ser., vol. 39, 1865, pp. 87-90 ; vol. 42, 1866, p. 421. 

9 Am. Jour. Sci., 2d ser., vol. 49, 1870. p. 271. 

*Rept. Geol. Surv. North Carolina, vol. 1. 1875, p. 246. 



12 COBITNDUM, ITS OCCURBKNCE * AND DIBTBIBUTION. 

time Mr. Crisp and Dr. C. D. Smith began active work on the Corun- 
dum Hill property, and obtained about a thousand pounds-of corun- 
dum, part of which was sold to collectors for cabinet specimens. 
Some of the masses that were found weighed as much as 40 pounds. 

Systematic mining for corundum did not begin until the fall of 
1871, when the Corundum Hill property was purchased by Col. 
Charles W. Jenks, of St. Louis, Mo., and Mr. E. B. Ward, of Detroit, 
Mich., and work was soon begun under the superintendence of Colonel 
Jenks. This was the first systematic mining of common corundum 
as distinguished from emery and the gem varieties ever undertaken 
in this country, the mining at Chester, Mass., being for the emery 
variety of corundum. 

In the following spring (1872) the Laurel Creek or Pine Mountain 
mine, in Eabun County, Ga., was opened by Colonel Jenks. This was 
the beginning of corundum mining in Georgia, although about the 
time that corundum was first found at Laurel Creek (1870) Mr. 
William R. McConnell, of Hiawassee, Towns County, had obtained a 
considerable quantity of surface corundum on his estate. In the 
spring of 1875 both the Corundum Hill and the Laurel Creek mines 
passed into the hands of Dr. H. S. Lucas, of Chester, Mass., who 
for many years was the main promoter in extending the corundum 
industry. 

In 1874 or 1875 corundum was discovered near Statesville, in 

, ^Iredell County, N. C. In a letter in regard to this discovery Mr. 

/; jT; Al D: StQphenson writes : *» " The first corundum found in Iredell 

Coitftty w%^.ioujA**by myself near where the Collins (Acme) mine 

is ©6w;]/n3atQdJ*efther late in 1874 or early in 1875. It was a mass 

;weJ^hihgfRr6bibly 2 pounds. I also found a lot of pink fragments 

•li^r«byi^*.»S^on afterwards corundum was discovered on the surface 

at mahyolhiei: joints in this county and in the adjoining (Alexander) 

county on the west. 

Since these early discoveries prospecting for corundum has been 
carried on very vigorously in the peridotite belt of Georgia and North 
Carolina, and many deposits have been located, but because of their 
remoteness many of them have been but little developed. 

Until the year 1899 the corundum deposits of Georgia and North 
Carolina furnished nearly all the corundum (exclusive of emery) used 
in this country. A very small quantity was obtained from Penn- 
sylvania. Many localities throughout the Eastern States had been 
prospected for corundum, and at a number of places in Alabama, 
South Carolina, Pennsylvania, and Massachusetts mining on a small 
scale had been undertaken ; but although in most cases a little corun- 
dum was shipped, none of these localities developed commercial mines 
of this mineral. 



" Letter to Prof. J. Volney Lewis, Rutgers College. 
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In 1899 mining was begun on the corundum deposits in Ontario, 
Canada (p. 151), and these have since become the chief producers of 
this mineral in America. 

Work on the Montana corundum deposits (p. 133) began in 1900, 
and they are now in such condition that their product can be shipped 
in competition with that from other localities. 

The latest discovery of corundum in America was in Plumas 
County, Cal. (p. 42). It was prospected to some extent in 1901, but 
no commercial quantities of corundum have been located. 

NOMENCIjATirRE OF CORUNDUM. 

There are now recognized three varieties of corundum, depending 
on purity, degree of crystallization, and structure. These are: (1) 
Sapphire, including all the highly colored varieties of corundum 
which are transparent to translucent and are of value as gems; 
(2) corundum, including all those varieties of dark and dull colors 
and also the massive lighter-colored varieties that are not transparent, 
as the blue to gray, brown, and white; and (3) emery, including the 
intimate mixture of very fine granular corundum with magnetite and 
sometimes with hematite, in appearance very similar to a fine-grained 
iron ore, with which it was at first often confused. These varieties 
are described in detail on pages 22 to 26. In 1805 Haiiy formally 
united these different varieties under the one species, corundum. 

Various names derived from its color, hardness, parting, structure, 
etc., have been applied to corundum. The following names have been 
used to designate the different varietie!^ of this mineral : " 

Names that have been applied to corundum, sapphire, and emery. 

SAPPHIRE. 

Amethiste orientale. Cat sapphire. 

Anthrax (Theophrastus). Chlor sapphire. 

Apyrote. Corindon hyalin (Hauy). 

Asterie. ' Corindon perfect. 

Asteria (Pliny). Corindon telesie (Brongniart). 

Asteriated sapphire. Emerald. 

Barklyite (Stephen). Emeraude. 

Bleu du roi. Emeraude orientale. 

Blue sapphire. Green sapphire. 

Bronze corundum (p. 104). Hyacinth. 

Carbunculus (Pliny). Hyacinthos (Pliny). 



» The list has been compiled from Dana's System of Mineralogy, sixth edition ; Dic- 
tionary of the Names of Minerals, by Chester ; Catalogue of Minerals and Synonyms, by 
Egleston, and from the names used by the lapidaries. 
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Hyaline. 

Jacut (Arabian). 

Lichnis (Pliny). 

Luchs saphir. 

I.uchs sapphire. 

Lychnis (Pliny). 

Lynx sapphire. 

Occidental amethyst. 

Opalescent sapphire. 

Opaline. 

Oriental aquamarine. 

Oriental chrysolite. 

Oriental emeraW. 

Oriental hyacinthe. 

Oriental peridot. 

Oriental ruby. 

Oriental sapphire. 

Oriental topaz. 

Orientalisk rubin (Wallerius). 

Pink sapphire. 

Pearl corundum (p. 104). 



Ruble etoile. 

Rubin. 

Rubis. 

Rubis oriental (Werner). 

Sagenite corundum (p. 104). 

Salamstein (Werner). 

Salamstone. 

Saphir (Werner). 

Saphir asteria. 

Saphir blanc. 

Saphir de chat. 

Saphir etoile. 

Sapphire. 

Sapphirus (Wallerius). 

Spath adamantine (Delameth). 

Star sapphire. 

Star stone. 

Telesia (Hatty). 

Telesie (Hatty). 

White sapphire. 

Yellow sapphire. 



CORUNDUM. 



Adamant (Kirwan). 

Adamantine spar (Kirwan). 

Adamas siderites (Pliny). 

Alumina. 

Anthrax. 

Armenian stone (King). 

Corindon (Hatty). 

Corindon adamantine ( Brongniart) . 

Corindon harmophane (Hatty). 

Corivendum. 

Cori vindum ( Woodward ) . 

Corundite. 

Corundum (Greville). 

Demantspath (Klaproth). 



Diamond spar. 

Gyrasole (Kirwan). 

Hard spar. 

Imperfect corundum (Greville-Bour- 

non ) . 
Karund (Hind). 
Korund (Werner). 
Kuruud (India). 

Rhombohedral corundum (James). 
Rhombohedrischer corund (Mohs). 
Soimonite. 

Spath adamantine (Delameth). 
Thoneride. 



EMERY. 



Acone ex Armenia (Theophrastus). 

Armenian stone. 

Armenian whetstone. 

Corindon granuleux (Hatty). 

Emeri. 

Emeril (Hatty). 

Emerite (Shepard). 

Emery. 

Fer oxyde quartzif&re (Hatty). 

Granular corundum. 

Grinding spar. 



Naxium (Pliny). 

Naxium ex Armenia (Pliny). 

Pyrites vivus (Pliny). 

Schmergel. 

Schmirgel. 

Smergel (Wallerius). 

Smirgel. 

Smiris (Agricola). 

Smiris ferrea (Wallerius). 

Smyris (Agricola and Dioscorides), 
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pbttsigaij properties or corundum. 



CRYSTAL FORM. 




a 



Fig. 1. — Corundum crys- 
tal, prism terminated 
by base, Cowee Valley, 

N. C. 



Corundum crystallizes in the rhombohedral division of the hex- 
agonal system. There is considerable variation in the form of 
crystals from different localities, but in their 
common development they usually show the 
forms of the prism and the pyramid of the 
second order, a (1120) and n(2243), in combi- 
nation with the base c(OOOl), and the rhombo- 
hedron /'(lOll). This unit or fundamental 
rhombohedron differs but little in angle from 
the cube. 

There are two common types of crystals. 
One is prismatic, in which the prism a (1120) is 
the prominent form and is sometimes termi- 
nated simply by the base c(OOOl), jfig. 1, and 
again by the base and the rhombohedron 
r(lOll), or by the base, the rhombohedron, and 
the pyramid /i(2243), fig. 2. The other is flat 
and tabular, in which the basal plane is the 
l^rominent form, the crystals being often a 
combination of the base and the rhombohe- 
dron, r^ fig. 2, PI. V, or of the base and the prism, fig. 16, J5, or a com- 
bination of the two, fig. 4 of PI. V. 

Pyramidal crystals in which the pyramid 
of the second order /i(2243) is the prominent 
form (fig. 3) are common in but few locali- 
ties. The more complicated forms of crystals, 
as in fig. 4, are rarer, and it is the simple 
crystals that are the most often observed. 

When the crystals are small they are 
usually well developed, with smooth faces 
and sharp edges; the larger crystals are 
rough, striated, often rounded, and taper 
slightly toward the end, like a barrel, so that 
they are sometimes called " barrel corundum." 
The basal plane often shows characteristic 
stria tions which are parallel to the intersec- 
pio. 2.— Corundum crystal, tious of the basc c and the three faces of the 

rhombohedron r, as shown in fig. 5 of PI. V. The lines are often very 
sharp and distinct, especially on the tabular crystals. In other cases 
the basal plane is marked by a series of concentric hexagons whose 
sides are parallel to the intersection of the base c with the prism of the 
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hitvAnul order //. fi|f. 'k Th*^^r#r F^rXJi^jcal ntarkiog^ vary oMt^^iderably 
in size, dLstinctnew?. re^xlariir. *t»r. Tliis A>cial rtuKtiire has been 

rjl jM ! f i€ »i on majiT Taramft* of corundum. 
rVjuietime^ ifc^ r** > diTi^leiJ into sections 
by liij^s ni«iLacin4sr fnjoa a point at the center 
to th«r edisie^^ of &«.<!«• < on tiw> prism <r^ fi^. 5. 



Fig, 3. — Pyramidal cry***! 
of Ceylon corundum. 



Penetration twin:r> of trorundum hare been 
ol>Herved. but ihiev are not at all common. 

m 

The uio^ •.x]pninii>n tw inning |dane of corun- 
dum i> parallel to the rbombohedron r (lOll). 
The mo>t pnwiinent tw inning is polysvn- 
thetic: that l>. the twinning has been re- 
peated, forming a serie> of plates or lamella' 
Thi-s type of twinning often produces a laminated 



in twin position, 
structure, and sometimes it gives ri>e to a surface that 
is distinctly striated, coiLsisting of minute reentrant and 
salient angles. This twinning alM> produces the rhom- 
lx>hedral parting describeil l^Iow. 

Recently a new twinning plane has been identified 
in corundum which is parallel to the base r i «>Oi>l ). The 
crystals in which this twinning plane is developeii were 
gray and ruby red in color, and have lieen found spar- 
infirlv in the Rubv mine on Caler Fork of Cowee Creek, 
Macon County, X. C. Thev were first ol^serveil bv 
Mr. W. E. Hidden, and, as stated bv him, the two best 
crystals measured 6 mm. in diameter and length. They 
are characterized by reentrant angles (/<,±2?3) on the 
prismatic faces \a^ 1120) and some slight natural cor- 
rosion. 

PARTING. 




Fig. 4. — Corun- 
dum crystal, 
India (after 
MaUet). 




a 




Fid. T). — Corundum crystal illustrat- 
injf( radial lines in a basal plane 
oxtendinj^ from center of base to 
eij^es of prism. 



What was considered bv the earlier 
mineralogists to be a cleavage in corun- 
dum has been shown to be a parting 
produced by the action of mechanical 
or chemical forces or, perhaps, of both 
acting together. 

As earlv as 1802 Count de Bournon^ 
had pointed out that certain corun- 
dums, especially sapphires, did not 



« Hidden, William K., Am. Jour. Sci., vol. 13, 1902, p. 474. 

** Desriiption of tlie corundum stone and its varieties: Philos. Trans. Royal Soc, Lon- 
don, vol. \)2, 1802, pp. 23a-32Q. 
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show any cleavage, but broke with a couchoidal to splintery fracture. 
Prof. J. W. Judd" has shown that unaltered corundum does not 
exhibit any trace of cleavage. 

There are three crystallographic planes along which parting has 
been observed : 

1. Parting has been observed parallel to the base c (0001). Judd ^ 
says : " That this basal plane is a solution plane of corundum is 
shown by the fact that the crystals from Burma and other localities 
which have undergone partial conversion into diaspore and hydrous 
silicates exhibit a remarkable step-like structure (resembling that of 
the ' Babel quartz ' on a very minute scale), showing that the chemical 
disintegration of the crystal has been governed by the existence of 
these solution planes. This fact is beautifully illustrated in the fine 
ruby presented to the British Museum by Mr. Ruskin, which exhibits 
the shaly structure due to corrosion and the natural etched figures in 
a very striking manner. I have no doubt that this fine ruby came 
from Burma, and many small specimens which I have examined from 
the same locality exhibit similar characters. As in the case of 
murchisonite and diallage, the multiplication of cavities along certain 
planes gives rise to a plane of weakness or a parting scale in the 
crystal along which it readily divides." 

The basal parting plane often shows a pearly, or sometimes sub- 
metallic, luster, which is decidedly -diflPerent from the vitreous to 
adamantine luster of the crystal faces. This basal parting, although 
perfect over a portion of the crystal, may be interrupted, and its con- 
tinuation will be step-wise along a nearly parallel plane. In general, 
crystals can not be broken into plates with parallel faces, as would be 
the case if the mineral possessed a cleavage. 

2. The parting planes parallel to the unit rhombohedron v (1011) 
are twinning planes, which, it is believed, have been caused by pres- 
sure. It has been observed that a crystal without this rhombohedral 
parting may be destitute of any lamellar structure ; or, as Tschermak 
has pointed out, it may be developed on two of the rhombohedral 
planes and be almost or entirely lacking on the third. 

3. This parting plane, which is parallel to the prism a (1120), is 
seldom observed by the actual breaking of the corundum crystals, but 
can be seen in thin sections under the microscope. It is best seen in 
the corundunj from the Chantabon Hills, in Siam. 

The parting planes developed in corundum have a marked effect 
upon its value as an abrasive. Many corundums which exhibit this 
parting in the larger fragments soon begin to break with irregular 



« Mineral. Mag., vol. 11, 1895, p. 50. 
* Loc. cit. 



Bull. 269—06 M- 
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fracture, so that only the higher numbers of the conunercial corundum 
(coarser grades) show the traces of this parting developed in them. 
In some the parting is so developed that even in the finer numbers the 
particles of corundum Mill show parting, which destroys greatly 
their cutting quality or efficiency. In crushing the ores in which the 
parting is developed to this extent, a great deal of fine powder called 
flour corundum is produced, thus causing a waste of considerable 
material. 

If this parting is developed in corundum which has been made 
into a wheel, the cutting power is greatly reduced, for the corundum 
grains, instead of breaking with an irregular fracture and pro- 
ducing a cutting edge, split along the planes of parting, and thus 
tend to produce a smooth surface. 

FRACTURE. 

The fracture of corundum is irregular to conchoidal, and it is this 
kind of fracture that is necessary to give the best cutting power to 
the grains. If, however, the parting planes exist, the corundum 
grains will break along them, since they offer the least resistance, and 
the value of the corundum is thereby materially decreased. 

HARDNESS. 

Next to the diamond, corundum is the hardest mineral knowm. 
The hardness varies, although but slightly, with the different varie- 
ties. The value usually ascribed to corundum is 9, which is that of 
the blue sapphire variety, but all corundums do not reach this value. 
The ruby is slightly less hard, ranging from 8.8 to about 9. 

In emery it is the corundum which causes the high degree of hard- 
ness, even though the grains of corundum themselves can not always 
be distinguished. 

ABRASIVE EFFICIENCY. 

The hardness of corundum must not be confused with its abrasive 
efficiency, for, although most corundums vary but slightly in hard- 
ness, there is often a wide variation in the amount of abrasion that 
they are able to accomplish. The hardness represents the resistance 
offered by the corundum to abrasion or to being scratched by other 
substances and also its power of scratching other substances. Any 
fragment of corundum that is entirely free from alteration or 
decomposition will, when tested as to its hardness, be found to be 
close to 9, and will scratch any of the minerals, except the various 
varieties of corundum and the diamond. This same material, how- 
ever, may have a cutting efficiency that is very much below that of 
another corundum whose hardness is just the same. 
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The abrasive efficiency of a mineral is dependent on its hardness 
and its fracture. If the mineral is hard and the grains break and 
wear away in such a manner that instead of becoming rounded good 
cutting edges are kept exposed, the abrasive efficiency is high. This 
efficiency is measured by the amount of abrasion upon a given surface 
in a given time. 

Many experiments have been made, and in a number of ways, to 
measure the abrasive efficiency of a corundum; but it is becoming 
apparent that the only safe method to determine its cutting power 
is to have it made up into wheels and to have these tested as if they 
were in actual use. 

SPECIFIC GRAVITY. 

The specific gravity of corundum is about 4, varying from 3.95 to 
4.10. This high specific gravity is of considerable assistance in recog- 
nizing corundum in the field, for there are but few of the nonmetallic 
or light-colored minerals that have a specific gravity as high as this, 
and none of these are liable to be found in the corundum regions. 

OPTICAL PROPERTIES. 

The luster of corundum is adamantine to vitreous, while that of 
emery is metallic to submetallic. On the basal surface of corundum 
the luster is sometimes pearly. 

Pleochroism in ordinary light is very strongly marked in the deeply 
colored varieties, especially the i>apphires and rubies, the ruby show- 
ing a deep red color when viewed in the direction of the vertical 
axis, and a much lighter color to nearly colorless in some instances 
when viewed at right angles to this axis. The sapphire exhibits a 
deep blue color when viewed in the direction of the vertical axis, and a 
greenish to greenish white or bluish white when viewed at right angles. 
By means of this pleochroism exhibited by corundum, the stones are 
readily distinguished from spinel, garnet, and other gem minerals, 
which resemble some of the corundum gems. 

The action of the Roentgen rays or X rays upon corundum gems is 
another means of distinguishing the ruby and the sapphire from other 
minerals which resemble them, and from artificial or imitation stones. 
Corundum allows these rays to pass through it freely, being exceeded 
in this respect only by the diamond, which allows the passage of teji 
times as much light. According to their resistance to the i)assage of 
the X rays, Doctor Doelter « has arranged the minerals into the fol- 
the X rays. Doctor Doelter « has arranged the minerals into the follow- 
ing groups, the diamond allowing the most light to pass through it: 

• Separat Abdnick aus MittbcII. naturwiss. Ver. f. Stelermark, .Tahrg. 1805, Mar. 26, 
18M ; and Seventeenth Ann. Rept. U. S. Geol. Survey, pt. 3, 1895-96, p. 922. 
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Rank of minerals according to resistance to passage of X rays. 



1. Diamond. 

2. Corundum. 

3. Talc. 

4. Quartz. 



5. Rock salt. 

G. Calcite. 

7. Cerussite. 

8. Realgar. 



Corundum is normally uniaxial with negative double refraction. 
The mean index of refraction is high, being about 1.765. For the 
various indices, see j^age 23. The double refraction of corundum is 
0.008 to 0.009, or about the same as quartz. Some varieties of corun- 
dum have been observed that are abnormally biaxial. 

CHEMICAIi COMPOSITION OF CORUNDUM. 

Theoretically pure corundum contains only alumina, AUOg; but 
with few exceptions, all the specimens that have been examined show 
the presence to a greater or less degree of other chemical compounds, 
the principal ones being silica (SiOo), water (HoO), and ferric oxide 
(FcgOg). Water is almost always present in amounts from a trace 
to 2 per cent or more. The silica and ferric oxide also vary from 
nothing in some corundums to as much as 5 per cent in others. Of 
course this does not apply to emery, which is a mechanical mixture of 
corundum and magnetite; but it does apply to the corundum when 
separated from the mixture, and the impurity in this corundum is 
usually ferric oxide. The purest known form of corundum is the 
transparent crystallized variety, or what might be called the sapphire 
or gem variety. 

In the following table a few analyses are given of both American 
and foreign corundums : 

Analyses of corundum. 



Locality. 



Hastings County, 
Ontario 

Sapphire from India 

Ruby from India - . 

Corundum Hill 
mine, North Car- 
olina 

Laurel Creek mine, 
Georgia 



A1203. 

to 


FegOa. 


SiOo. 


H2O. 


Insolu- 
ble resi- 
due. 


Per cent. 

96.92 
97.51 
97.32 

98.79 
95.51 


Per cent. 


Per cent. 


Per cent. 
2.43 


Per cent. 
1.36 


1.89 
1.09 

.75 

.88 


0.80 
1.21 

.90 
1.45 






.78 

.74 





Total. 



100. 71 

100. 20 

99.62 



Analyst. 



Wells. 

Smith. 

Do. 



101.22 Emerson. 



98.58 



Do. 



^hese analyses are of selected pure material, and not of the com- 
aal product, which contains besides corundum varying quantities 
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of other alumina and iron minerals. In the analysis of a commercial 
corundum the percentage of alumina found does not indicate the per- 
centage of corundum in the sample, for many other minerals, as 
spinel, amphibole, pyroxene, chlorite, garnet, etc., that are in the 
sample contain more or less alumina, which would also be included in 
the percentage obtained. To determine, therefore, the percentage of 
corimdum in a sample, it must be directly separated from the rest of 
the minerals that are a part of the sample. A number of bad errors 
and erroneous statements have been made regarding commercial 
corundum by estimating the quantity of corundum by the percentage 
of alumina obtained in the chemical analysis, which rated the sample 
altogether too high. This mistake has been made in regard to the 
emery from near Peekskill, N. Y., described on pages 137-138. In 
this emery there is sometimes a larger per cent of spinel than of corun- 
dum, but in the chemical analysis of the commercial product the 
percentage of alumina would not be very much below a good emery, 
for the mineral spinel ccmtains nearly 72 per cent of alumina. The 
abrasive efficiency of such an emery would be considerably lower 
than that of a true emery, as the cutting quality of the spinel is much 
lower than that of the corimdum. 

DETERMINATION OF PERCENTAGE OF CORUNDUM IN AN ORE. 

The material is crushed in an iron mortar so as to go through a 
14-mesh sieve and sampled. Two grams of the material are taken 
and treated with concentrated hvdrochloric acid on the water bath 
for two hours. The residue is then filtered off, dried, and fused 
one-half hour with 6 gleams of sodium-carb(mate mixture (two part ; 
Na^,C03, one part KXX);,) in a platinum crucible over an ordinary 
Bunsen burner. The fused mass is digested with hot water, and the 
sohiti(m is decanted through a filter. The residue is treated with a 
large excess of dilute hydro(;hloric acid, and this solution is decanted 
through the same filter. The filter paper is dried and ignited in a 
platinum dish, the resichie from treatment with hydrochloric acid is 
added to the dish, and the whole treated with an excess of concen- 
trated hydrofluoric acid. The excess of hydrofluoric acid is evapo- 
rated off on the water bath, the residue is treated with hot water, and 
is finally transferred to an ashless filter paper. This paper and its 
(contents are (Iried and then transferred to a weighed platinum 
crucible. The paper is removed by ignition ; the crucible is cooled 
and weighed. The increase in weight (resi(hie) is calculated as pure 
corundum. 
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BESCRIP^nON OF THE THREE VARIETIES. 

SAPPHIRE OR GEM CORUNDUM. 
ESSENTIAL PROPERTIES OF A GEM. 

As the terms " gem mineral " and " precious stone " are used at the 
present time they apply to three classes of minerals: (1) Those which 
are of value for cutting and use in jewelry and are commonly desig- 
nated as gems, as diamond, ruby, beryl, amethyst, etc.; (2) those 
which are used, after cutting or polishing, for ornamental or deco- 
rating purposes, as quartz, jade, agate, malachite, etc.; and (3) those 
which from their rarity and beauty are of ornamental or miner- 
alogical value, as quartz crystals, rhodochrosite, calcite, etc. As is 
evident, these divisions so overlap that no sharp lines can be drawn 
between them. The word " gem " is used ordinarily to designate any 
precious stone when cut or polished. In mineralogy the term is often 
used for a class of minerals whose hardness is over 7 (or harder 
than quartz) and which are without metallic luster and are brilliant 
and beautiful. The unit of weight of gems is designated by the 
term " carat," and the international carat is equal to 3.168 grains or 
250 milligrams. This meaning of the word should not be confused 
with that which refers to the fineness of a gold alloy. 

The properties of a mineral that determine its value as a gem 
are its rarity, hardness, color, index of refraction, and luster. As an 
illustration of how the hardness affects the value of a mineral for 
gem purposes, sphalerite might be cited. This mineral, with an 
index of refraction and luster not far from that of the diamond, has 
a hardness of only 3.54, which effectually excludes it from being a 
gem mineral. 

SAPPHIRE AS A GEM. 

Corundum has properties that place some of its varieties among 
the most valuable gems. With the exception of the diamond, it is the 
hardest mineral known, and the rarity and color of the ruby, the red 
corundum, has made that gem, when more than a carat in weight, 
more valuable than a diamond of corresponding weight. Corundum 
has been found in almost all the colors of the rainbow, and in the fol- 
lowing list its gems have been classified according to color. They are 
ver^^ often designated by the prefix " oriental," to distinguish them 
from gems of the same name whose mineral composition and char- 
acter are entirely different. 



SAPPHIRE. 
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Pale blue or hlnish white. 



Sapphires or corundum yems. 

Oriental or tme ruby _ . . Red of various shades. 

Pink sapphire : Rose or pink. 

Oriental amethyst Purple. 

Oriental sapphire Blue of various shades. 

Opaline. _ . . 

Girasol . - 

Hyaline 

Oriental emerald Green. 

Oriental topaz Yellow. 

White sapphire 

Diamond spar 

Star sapphire 

Chatoyant 

Asteria 



) 



Colorless. 



Opalescent. 



All these varieties of corundum gems have been found in the United 
States. The North Carolina and Montana corundums excel in variety 
of color those from other localities in this country, having been 
found ruby-red, rose, and all intervening shades, pink, sapphire-blue, 
dark-blue to pale-blue, emerald-green, and green of various shades, 
violet to purplish, yellow of various shades, brown, gray, black, and 
colorless. 

INDICES OF REFRACTION OF GEMS. 

In index of refraction corundum is lower than a number of the 
commoner gem minerals. In the following table the relative posi- 
tion of the corundum is shown : 



Gem. 


Li=Red. 


Na= Yellow. 


Tl=areen. 




Diamond 

Zircon _ _. 


2. 4135 


2. 4195 
00 s 

1.9236-1.9682 
1.8056 
1.8141 


2. 4278 

1.8113 
1.8288 


Descloix. 


Almandite (garnet) __ 
Pyrope (garnet) 

Sapphire (corundum) 
Ruby (conmdnm) ._. 
Rhodolite (sramet) 


1.8000 

1.7776 

GO e 
1.7678-1.7598 

1.7675-1.7592 
1.7121 


Pratt. 
Descloix. 

Do. 






Do. 


1.7496 

1.7155 
/i-1.669 
/J-1.615 

GO E 

1.6374-1.6196 
1.5893-1.5821 
1.5841-1.5780 
1.5441-1.5532 




Pratt. 


Spinel ruby (spinel) _ . 
Hiddenite 


,00 e 
1.6409-1.6232 

1.5921-1.5848 
1.5542-1.5636 




Topaz 






Tourmaline 

Aquamarine (beryl) . 
Emerald (bervD -. - 


GO S 

1.6347-1.6172 
1.5862-1.5791 


Do. 
Dufet. 


ArnAthyftt 


1.5391-1.5480 
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HARDNESS OF GEMS. 



The next table shows the relative position of corundum with 
respect to hardness: 



Gem. 



Hardness. 



Diamond ! 10 

Sapphire . - j 9 

Ruby.. _. I 8.8-9 

Spinel mby . . i 8 

Topaz 8 

Emerald beryl i 7.5-8 

Beryl.... 7.5-8 



Gem. 

Zircon ... 

Rhodolite 

Pyrope . 

Almandite ... . 
Amethyst . . . . 
Hiddenite 



Hardness. 



7.5 
7.5 
7.5 
7.5 
7 
6.5-7 



As is shown by the above tables, sapphire is fifth in refractive index 
and second in hardness. Ruby is sixth and third, respectively; but, 
as is well known, it is not its brilliancy (which is dependent on index 
of refraction), but its rich pigeon-blood color, luster, and trans- 
parency which are so highly prized. It is these qualities, together 
with its hardness and rarity, that make the pigeon-blood ruby, when 
of more than one carat and free from flaws, the most valuable of 
gems. 

The gems occur in the mines in three forms : First, as crystals, of 
which there are two distinct types — the hexagonal prisms terminated 
by rhombohedrons and pyramids, sometimes with basal plane, the 
larger crystals being often rounded or barrel-shaped, and the flat, 
tabular crystals in which the basal plane is very largely developed ; 
second, as transparent colored portions of larger massive pieces of 
corundum; and third, as nodules of finer and clearer material in a 
mass of corundum in which parting has been highly developed. The 
nodules, when separated from the mass of corundum, often have the 
appearance of rolled pebbles. 

CORUNDUM. 

The varieties that are brought under this head are, with the excep- 
tion of emery, all those that can not be used as gems. As a com- 
mercial product there are differences, such as texture, purity, etc., 
that have considerable influence upon its value, in the same way in 
which color and transparency affect the gem corundum. Although 
the hardness of the pure corundum is practically the same — ^that is, 
9 — the cutting qualities of corundum vary, as has already been stated, 
according to the alteration that has taken place in the mineral and 
to the development of parting planes. The usual colors of this 
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ordinary corundum are gray to white, shades of bhie, white mottled 
with blue, and also the darker colors, brown to black. 

According to its structure, corundum is divided into three groups, 
known as (1) block corundum, (2) crystal corundum, and (3) sand 
corundum. These three varieties of corundum, which are present 
at the different mines, are sometimes all three found in the same mine, 
although not all three in the same vein. 

BLOCK OORITNDUM. 

I 

Block corundum includes the massive corundum, whether in small 
or large masses. A mass of block corundum weighing over 5,000 
pounds has been reported to have been taken from the Laurel Creek 
mine, Rabun County, Ga. This mine has probably furnished the 
largest blocks of corundum of any in the world. In some of the 
deposits the block corundum is often intermixed with feldspar, horn- 
blende, muscovite, margarite, or chlorite, etc., according to the char- 
acter of the rock in which it occurs, so that the separation of the 
corundum from these foreign minerals is sometimes a rather difficult 
process. Where the corundum occurs in masses of considerable 
weight, there is often great inconvenience in mining, as, on account 
of its toughness and hardness, it is not always readily broken and it 
is almost impossible to drill through it. The block corundum, which 
shows but little development of the parting planes already referred 
to and no ingrowth of muscovite, margarite, or chlorite in cracks 
or seams, makes the best corundum ore, and the difficulty of cleaning 
is reduced to a minimum. 

CRYSTAL CORUNDUM. 

Under this head are included all the crystal varieties of corundum. 
These are present in deposits of both sand and block corundum. At 
many of the localities the crystals show the hexagonal prism merg- 
ing into the pyramid, thus causing the crystal, as it tapers toward 
the end, to assume the form known as " barrel corundum.'' At a 
number of mines loose, tapering crystals of rather indefinite form 
are found, which are inclosed by compact margarite. At many of 
the veins the crystals occur in a mass of feldspar, at others in 
biotite or muscovite, and at still others in chlorite. 

SAND CORUNDl'M. 

Sand corundum consists of very small to minute crystals and small 
irregular grains, such as are found in the chlorites and vermiculites 
developed in the ore bodies occurring between the peridotite and other 
rocks, such as gneisses and schists. 
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EMERY. 

Emery is the intimate mechanical admixture of corundmn and either 
magnetite or hematite. Its value as an abrasive is dependent upon the 
percentage of corundum, for it is to the presence of this mineral 
that the emery owes its abrading qualities. This mechanical admix- 
ture of corundum and either hematite or magnetite is usually so inti- 
mate that no separation of the two on a commercial basis can be 
made, and emery can therefore not be used as a source of corundum. 
When very finely crushed, the iron oxide can be separated from the 
emery by means of an ordinary electromagnet. Examined under 
the microscope, the two minerals can be seen distinctly. Sometimes 
the corundum is in coarse grains or distinct crystals. At Chester, 
Mass., emery has been found containing crystals of corundum nearly 
half an inch in diameter. 

In appearance emery is very similar to fine-grained iron ore, and 
when it contains the iron oxide, magnetite (Fe304), it is almost 
identical in appearance with that ore itself. Its color is blue-black 
to black, and it has a metallic hister. When emery was first dis- 
covered, it was mistaken for an iron ore, and a immber of cases might 
be cited where attempts ha vo been made to work deposits of emery 
for iron ores. At the largest American deposit, which is located at 
Chester, Mass., it was first thought to be a magnetic iron oie, and blast 
furnaces were erected and the mine was operated as such. At the 
first attempt, however, to smelt the ore in the furnaces they became 
clogged up, and the mine was condemned as containing a very refrac- 
tory ore. The mine remained idle for a number of years. Dr. H. S. 
Lucas then bought it and began to operate it as a source of emery. 
This mine, which is now owned and operated by the Ashland Emery 
and Corundum Company, and the mines at Westchester, N. Y., pro- 
duce all of the emery that is mined in this country. 

Spinel sometimes is associated with emery. At times the spinel is 
largely in excess of the corundum, and the mineral tlien might well 
be called a " spinel emery." This is well illustrated at the West- 
chester mines, in New York State, and in some of the emeries from the 
Grecian islands. 

Emery is sold on the market under the head of Turkish, Naxos, 
Chester, and Peekskill emery, according to the locality from which it 
is obtained. It was first obtained from the Grecian islands, the prin- 
cipal one of which is Naxos, upon which there have been seventeen 
deposits of emery located. This locality controlled the emery market 
until the important explorations of Mr. J. Lawrence Smith developed 
the large deposits in Asia Minor. By these discoveries a new source of 
emery was opened, which at once reduced the price. The best Turkish 
emery is tliought to be that which is found in the Abbot mine, and it 
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is considered by many to excel in quality the best Naxos emery 
obtained from the Grecian islands. The Chester emerv, which was 
at one time considered not to be a true emery, has taken its place with 
the Naxos and Turkish emery, and is considered by many to be supe- 
rior to these. For a description of the foreign emeries, see pages 155- 
157. 

CORinSTBITM-BBAIlTNG ROCKS TS THK ITISriTT^D 8TATF.8. 

A generation ago corundum was regarded as a comparatively rare 
mineral, whereas now it is known to be widely distributed in nature. 
With the exception of emery, it was thought to occur in quantity 
only in the basic magnesian rocks, such as the peridotites and their 
serpentine derivatives. Now it is known to occur abundantly in 
syenites and other igneous rocks, as well as in various gneisses and 
schists. It has been found in many crystalline rocks, and in some of 
them as an original mineral, but only within the last few years has 
it come to be regarded as an essential rock constituent, as in the 
syenites of Ontario, Canada, and of Montana, and in similar rocks 
of California and Colorado. In some cases it is undoubtedy a 
product of metamorphism. 

Corundum has been found in igneous and metamorphic rocks and 
in alluvial deposits. Where it occurs in the igneous rocks it is either 
as a direct constituent of the more acid intrusive rocks, or it occurs 
as segregated masses near the periphery of the basic intrusive rock, 
or is associated with inclusions that have been picked up by the intru- 
sive rocks. In the metamorphosed rocks the corundum is either one 
of the original constituents of the igneous rock that has been sub- 
jected to metamorphism or the result of regional metamorphism by 
which shales, bauxite, or other rich aluminous minerals have been 
converted into corundum, or it may be due to contac^t metamorphism, 
the corundum occurring simply in the narrow zone adjoining the 
intrusive rock. In the alluvial deposits the corundum is found 
either in the recent alluvium composed of soil, or in sands, or in 
gravels. 

There a large number of rock types in which corundum has been 
found, and although they do not represent entirely different modes 
of occurrence of corundum, as perhaps the classification given above 
indicates, still in the present paper the descrij^tions of the modes of 
occurrence of corundum are given according to the type of rock in 
which the corundum is found, and no attempt has been made to 
classify them directly according to tlie outline given above. They 
are, however, divided into those which occur in igneous rocks, meta- 
morphic rocks, and alluvial deposits. 

Descriptions of these various modes of occurrence are given below, 
some of which are discussed in comiection with the question of the 
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origin of corundum. The descriptions are taken up in the following 
order : Modes of occurrence in the United States and occurrences not 
found in the United States. 

At the present time corundum is known to occur in the United 
States in the following rocks, descriptions of which follow^ in the 
order given in the subjoined list : 

Corundum-hen riii (I rocks iu Vuitrd f^tatcfi. 



Igneous. 



Peridotite. 
Pyroxenite. 
Amphibolite. 
Anorthosite. 



Metamorphic. 



Norite. r Granite. 

Plnmasite. < Syenite. 

Andesite. I Pegmatite. 

Monchiquite. 
Seipentine. rQnartz-schist. 
Gneiss. ] Amphibole-schist. 

Mica-schist. Ichlorite-schist. 
.Crystalline limestone. 

Alluvial -Gravel deposits. 

Undetermined Emery. 

CORUNDUM IN IGNEOUS ROCKS. 
(^ORUNDITM IN PERIDOTITE.^* 

Extending from Tallapoosa County in east-central Alabama into 
the Gaspe Peninsula on the Gulf of St. Lawrence, a distance of more 
than 1,600 miles, there is a narrow belt of disconnected outcrops of 
peridotites and closely allied basic magnesiau rocks, which cut the 
ancient crystalline belt of eastern North America. These basic rocks 
can be traced north more or less continuously to near Trenton, N. J., 
where the crystalline rocks pass under the younger formations. The 
crystalline rocks again make their appearance south of Hoboken, 
N. J., and at this place and on Staten Island there are large masses 
of serpentine. Many other outcrops of serpentine, and in some cases 
of unaltered peridotites, have been observed in Connecticut and 
Massachusetts, but it is not until central Vermont is reached that the 
belt again forms a more continuous line, and then continues through 
southeastern Quebec into the Gaspe Peninsula. The large areas of 
serpentine that are known to exist in the western part of the island 
of Newfoundland extend the belt about 400 miles farther. 

Throughout nearly the entire southern portion of the belt, in 
North Carolina, Georgia, and Alabama, the peridotite rocks show a 
freshness almost to the surface of the exposures, and there are few 
localities where there is any considerable area of peridotite entirely 
altered to serpentine. Under the microscope thin sections of the 
dunite show an alteration to serpentine between the particles of 



« Corundum and the peridotite of western North Carolina: North Carolina Geol. Sur- 
vey, vol. 1, 1905. 
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olivine. These peridotite rocks have been shown to be of igneous 
origin." The blunt lenticular form in which they are found would 
be difficult to associate with any origin but that of an intruded igne- 
ous mass, which would also account for tlic apophyses that have been 
observed extending into the inclosing gneiss. At Webster, Jackson 
County, N. C, a large block of gneiss is completely inclosed by the 
peridotites in such a manner as could be attributed only to the intru- 
sion of the latter while in a molten condition. The line of separation 
of the i^eridotites and the gneisses is always sharp, and there is no 
transitional zone from the acid gneiss to the basic peridotite. Under 
the microscope the latter rock shows the granular structure character- 
istic of plutonic origin, the grains fitting perfectly into one another 
without cementing material. 

Associated with all these peridotites is the mineral chromite, which 
occurs as disseminated particles near the borders of the lenticular 
masses of the peridotites. There is very little calcite found associated 
with these rocks, and what has been observed is unquestionably of 
secondary origin. 

Five years ago the conmion occurrence of corundum (not including 
emery), and- the occurrence in w^hich the mineral had been found in 
commercial quantity, was in association with these basic magnesian 
rocks — peridotites, principally dunite. The dunite variety of peri- 
dotite is the more common one throughout the southern area, and it 
is with this variety that most of the corundum is associated. PI. II 
is a reproduction of a photograph of an outcrop of peridotite (dunite) 
at Buck Creek, Clay County, N. C. 

The peridotites and associated basic roc^ks occur as oval, lenticular, 
and irregular masses and sheets in a region of metamorphic rocks 
composed chiefly of biotite-gneiss. As subordinate facies of this 
normal gneiss, however, more or less extensive areas of hornblende- 
gneiss, mica-schist, and quartz-schist are developed. Peridotites are 
found inclosed by or in contact with all of these various types. On 
account of greater resistance to weathering it often happens that 
hornblende-gneiss is most conspicuous in outcrops, even where rela- 
tively unimportant in extent. Hence it has often been reported that 
the peridotites are always, or at least in most cases, associated with 
hornblende-gneiss. 

The gneiss is usually considerably decomposed near the contact, 
and, while retaining the appearance of the unaltered rock, it readily 
crimibles when handled. The peridotite is also generally altered 
near the contact, but in quite a different manner from the gneiss. In 
fact, it usually shows a strong tendency to undergo complete decom- 
position, in which only a residue of quartz or chalcedony and an 



« Lewis, J. v., Elisha Mittrhell Sci. Soc. Jour., pt. 2, 1895, p. 35. Pratt, J. H., Am. Jour. 
Sci., 4th ser., vol. 6, 1808, p. 50. 
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oclierous clay-like substance reniain. This contact decomposition is 
altogether different from and independent of the alteration to ser- 
pentine which almost universally characterizes the peridotites of this 
region. Only a moderate degree of serpentinization, however, is 
usually observed, not enough in the majority of cases to be visible to 
the naked eye; and in only a few localities has it proceeded to the 
extent of entirely replacing the original rock. 

The corundum found in these peridotites does not occur as acces- 
sory mineral or as rock constituent, but is concentrated either near 
the contact of the peridotite and the inclosing gneissic rocks or in 
pockets within the mass of the peridotite. A series of secondary 
minerals, however, has been developed both along the contacts and 
with the corundum masses within the peridotite, so that the coruniium 
is not found in direct contact with either the peridotite or the gneiss, 
nor are these rocks in contact with each other. The secondary 
minerals are chiefly chlorites, vermiculites, enstatite, and talc, and 
are not in any sense the results of contact metamorphism. It is cus- 
tomary to refer to these corundum-bearing zones as " veins," and 
that term is used here merely for convenience, without implying ajiy 
particular character or origin. Those occurrences about the borders 
of the peridotites are designated as " border veins," and those wholly 
within the peridotite as " interior veins." « 

The appearance and general character of the veins differ somewhat 
in these two classes. The interior veins trend approximately toward 
the center of the peridotite mass, generally growing gradually thinner 
in this direction until they pinch out altogether. This character was 
distinctly observed at Buck Creek, Clay County, N. C, and at Laurel 
Creek, Rabun County, Ga. (PI. XIII, B, and PL XVII, B), In the 
border veins, however, the corundum seems to extend downward 
indefinitely along the plane of contact, varying irregularly and some- 
times very greatly, both vertically and horizontally, but exhibiting 
no marked tendency to thin out in any particular direction. The 
border veins often give off branches into the peridotite, which grad- 
ually thin out toward the center of the mass and exhibit the usual 
characteristics of interior veins. These distinctions between the two 
types of veins have been observed by many of those who have mined 
and prospected for corundum in this region. 

In a cross section of a border vein extending from the gneiss to the 
peridotite (dunite) the following sequence is often observed: 

a. Gneiss, hornblendic or micaceous, apparently unaltered, 
ft. Gneiss with same general appearance as a, but so decayed that the particles 
readily separate from one another. 

" Tn Bulletin 180 on The occurrence and distribution of corundum in the United States. 
" contact vein " was used instead of " border vein," and " dunite vein " instead of 
" Interior vein." Bull. U. S. Geol. Survey, No. 180, 1901, p. 12. 
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c Yellowifih vermlcullteH \arjing coi eiderably In thlckuess tie maxiuiuui 
being b to 8 inchen in places absent so tbat h comes directly Id contact with d: 
where present often ii erges into d 

d Green cblorlte \ rving in tbitlcncH it ucii I ke c and In places absent 

e Clilorlte and corundum sometimes vitli a 1 ttle vermlculite In places this 
mass may be largely corundum and it s wliat is called the corundum vein," 
^aryi g n thickness from a fev inches to 1 or l"" feet 

f Green chlorite so far as observed always iresent and varying u vidth 
from 1 to 1_ inches 

g Enstatite in pta ef hard and compu t and In widths of several feet: 
UBuallj' n ergea into h 

h Talcose rock usually flhroui t r>l ^ la tblikuess from a few inches to 
Bey era 1 feet 

f Dunite more or less altered fr able and stained with ferriL oxide 

k Dunite apparently unaltered quite extensive 




—Ideal cross section of a cornadum border vein at 
Carolina a Fresh and unaltered gnrlas b dec yed and analtered enelsB 
lltes d green chlorite c coruodum bea ng zone f green chlorite fr 
h, talcose rock; i, cla; ; /, altered danlte; ft, unaltered dnnlte. 

Between A and j a seam of yellowish clay (_i) is sometimes observed 
which often contains a narrow seam or fragments of chalcedony. 

From what could be learned by actual observation and inquiry 
among the miners, c and d are sometimes absent, and when this is the 
case, e, a mixture of chlorite, vermiculite, and corundum, is setim- 
ingly in direct contact with b. The chlorite, however, on the dunite 
side of the section is constant. The thickness of the several zones 
(a, h, c, et«.) in such sections varies greatly at different places, and 
the distance across the sections may be said to vary at different 
points, even in the same region, from a few feet to 30 or 40 feet. The 
accompanying diagram (fig. 6) represents the cross section of a 
border vein observed at the Corundum Hill mine, Cullasagee, Macon 
County, N. C. 
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The line of contact between the zone of alteration products and the 
gneiss was very wharp and distinct in all the contact veins examined. 
The minerals developed between the corundum -bearing zone and the 
dunit« are in great abundance and differ from those between that zone 
and the gneias. 

In a cross section of an interior vein at a shaft near the southern 
part of Corundum Hill, in a distance of from 20 to 25 feet, the follow- 
ing has been observed : 

1. Dunite, hard r.iid aplrareiitly niialterwl. 

2. Dualte, somewbut friable and dlscwlored, imsKiDg iuto 3. 

3. TalcoHe ivx;k, flbrous, merging into 4. 

4. Enstatlte, graylsli and somewhat ftbrouH. 

5. Green chlorite, 6 to 15 laches In width. 

ti. Green chlorite, comudum, and Hplael, ti to 8 feet wide. 

7. Chlorite, same as 5. I 

8. EnstHtlte, same as 4. ; 

9. TulcDHe rock, same ub 3. 

10. Dunite, eame us 2. , 

11. Dunite same as 1 I 




The similarity of the two parts f the vein separated by the corun 
dum zone, as aliead> described and as Ilu trated in fig 7 is very 
apparent. 

Although the section just described is a special case, it was observed 
that all of the interior veins had the same character on both sides of 
the corundum-bearing zone. As has been already stated, either a 
talcose or a serpentine rock may be the limit of the cross section. In 
one of the interior veins at Corundum Hill near the west end of the 
outcrop, the zone of corundum, chlorite, and vermiculit«s is in direct 
contact, both on the hanging and on the foot wall, with a serpentine 
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rock. This zone is divided — in one pisce almost pinclied oiit^ — by a 
mass of serpentine. 

It is to be noted that the zones 1, 2, 3, 4, 5, and 6, of fig. 7, are 
practically identical, respectively, with the zones 1-, j, h, f/, /, and e of 
fig. 6. This marked similaiity is noted fiii-ther on page 85, under 
the discussion of the origin of corundmn in the peridotitew. 

An important variation from the normal modes of cHTiirrence with 
peridotite, as just described, has been observed at a nnniijer of locali- 
ties by the development of a zone of cor iindnm- bearing plagioclase. 
This is found either in the corundum-bearing zone of chlorites and 
vermiculites {e and fi of cross sections given in figs. 6 and 7), or 
entirely replacing these zones. The feldspar, in tlie specimens deter- 
mined, is a basic lime-soda species; is sometimes fine grained and com- 
pact ; at other times it is very coarsely crystallized, and varies in dif- 
ferent localities from a few inches to several feet in thicl^ness In 
addition to the corundum, it is found to 
contain, in different localities, large masses 
of zoisite, coarse black hornblende and 
other minerals. Examples of these zone 
of feldspar and corundum are found at \ 
number of places on Shooting and Buck 
creeks. Clay County; at the Bad Creek 
mine. Sapphire, Transylvania Count\ and 
at the Carter mine, Madison Countv N^ C 
and also at the Track Rock and Lauiel 
Creek mines, Rabun County, Ga. A simi 
lar interior vein at the Hamlin mine, on Knypt mine. Vancey (.■mmty, 
the headwaters of Ellijay Creek, in.Macon ^' ^" 
County, N. C, contains, as its central member, a Itand of pegmatite -t 
inches thick, but not bearing corundum, so far as observed. This 
occurrence is very similar to the occurrence of corundum in plnmasite 
described on page 42. 

At all of the corundum localities examineu a careful search has l)een 
made to find corundum directly surrounded by the peridotite, but this 
has been ol>served at only one locality — the Egypt mine, on the west- 
ern slope of Sampson Mountain, in Yancey County, X. C. The 
few specimens obtained were collected by Mr. U. S. Hayes, who 
developed the corundum property in that section. One specimen 
shows a prismatic crystal of the corundum surrounded by a granular 
peridotite (dunite). but with none of the chlorite minerals which 
usually intervene. The dunite is not quite fresh, but is stained a yel- 
lowish brown by iron oxide and is rather friable. On the basal sur- 
faces of the corundum a little mnsco^ite is developed. This has l>een 
observed on corundum from other localities. 
Bull. 269—06 M— 3 
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Soon after the discovery of corundum at Buck Creek, Clay County, 
N. C, Dr. C. D. Smith," in describing the minerals associated with 
corundum at this locality, stated that he found " chrysolite attached 
as an enveloping matter to considerable masses of corundum." But 
neither Dr. Smith nor any other writer who has described this locality 
since that time and while mining operations were carried on has made 
any further mention of this occurrence. A careful search has failed 
to discover any further specimens showing this association ; thus the 
occurrence at the Hayes mine is the only one known at the present 
time. 

Corundum has been observed, however, in serpentine, w^hich is one 
of the most common alteration i)roducts of the peridotites. Spec- 
imens of this nature have been found at the Cullakeenee mine, Buck 
Creek, Clay County, N. C. Some of them show small particles of 
corundum either partly or wholly surrounded by serpentine, and the 
whole mass of corundum and serpentine surrounded by "clinochlore. 
In one specimen a streak of corundum about an inch thick lies be- 
tween two zones of serpentine which are from one-quarter to three- 
quarters of an inch thick, and these zones are bordered, in turn, by 
talcose and enstatite rock. 

Spinel has been found at a number of the corundum veins, and in 
a few cases it is very intimately associated with the corundum. At 
the Carter mine, near Democrat, Buncombe County, N. C, the corun- 
dum is foimd, in masses of a white and pink color, intergrown with 
a greenish-black spinel. The masses of corundum and spinel are 
partially surrounded by a deep-green chlorite, which has also been 
developed in places between the corundum and the spinel, altHough 
this contact of the corundum and the spinel is usually very sharp and 
distinct. A massive, coarsely to finely granular spinel is found at the 
Corundum Hill mine, Macon County, N. C, which has disseminated 
through it small grains and fragments of pink and white corundum. 

The mineral chromite, which has alw^ays been found associated with 
these peridotite rocks, occurs sparingly in many of the corundum 
veins. It is a well-observed fact ^ that where there is any quantity ^^ 
corundum found in the peridotite rocks there is a scarcity of chr^' 
mite, and where there is a large quantity of chromite there is * 
scarcity of corundum. The chromite does not occur in as w^ell-defin^^ 
veins as the corundum, and is often in masses or pockets which app^^' 
ently have no relation whatever to one another. Between the chr^' 
mite and the peridotite there is not developed a large series ^^ 
alteration products, as has been observed with the corundum, and ti^^ 
chromite is very commonly found inclosed directly by the frc^*^ 
peridotite. 

An occurrence of corundum with peridotite that is very differed ^ 

" Report Geol. Survey North Carolina, 1875, App., p. 05. 
*Ain. Inst. Min. Eng., vol. 29, 1899; February meeting. 
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from the usual one observed in North Carolina and Georgia is found 
near Pelham, Mass." A lenticular mass of harzburgite (saxonite) 
about 40 feet in width of outcrop and about 200 feet long is inclosed 
by gneisses. A zone of bronze-colored biotite, usually 4 by 8 inches 
thick, which incloses the corundum is developed along portions of 
the peridotite boundary. (See page 53.) 

CORUNDUIVt IN PYROXENITE. 

At many of the corundum-bearing peridotite localities in North 
Carolina, such as those of Macon, Jackson, and Transylvania counties, 
a pyroxenite composed of interlocking, coarse-bladed, gray enstatite 
constitutes an important part of the outcrop; and at a number of 
places the pyroxenite alone forms oval and lenticular masses in 
every way similar to those composed of peridotite. In both cases 
corundum-bearing zones of secondary minerals are frequently formed 
along the borders of the pyroxenite and intersect the mass of the 
rock in exactly the same manner as described above for peridotite. 
Enstatite rocks are somewhat common in North Carolina, but acces- 
sory minerals in them are rare, and the most common one observed 
is chromite, in small grains. In a few instances corundum has been 
found in them. 

Corundum has also been observed sparingly in the enstatolite 
variety of pyroxenite itself in at least two localities, namely, at the 
Eattlesnake mine, near Sapphire, Jackson County, and at a locality 
on the West Fork of French Broad River, in Transylvania County. 

Corundum is also intimately associated with a hypersthenite 
(pyroxenite) dike cutting the gneisses on Thumping Creek, Clay 
County, where it occurs in a zone of fine, scaly, brown mica developed 
along the plane of contact between the dike and the gneiss. It is also 
found in a very small amount in the hypersthenite itself. The dike 
is a very dark, fine-grained rock, which the microscope shows to be 
composed of strongly pleochroic hypersthene about half altered to 
a green amphibole. 

CORUNDUM IN AMPIIIBOLITE. 

Associated with the peridotite rocks of Clay County, N. C, and of 
the adjoining Towns County, Ga., are dikes of amphibolite, which 
are for the most part between the peridotite and the gneiss, although 
in some places they cut the peridotite formation close to the contact 
of that rock with the gneiss. These dikes vary in width from 25 to 
over 300 feet, their average width being from 75 to 100 feet. The 
relation of these amphibolite dikes to the peridotite formation at 
Buck Creek, Clay County, N. C., is shown in fig. 9. 



•Mon. U. S. Geol. Survey, vol. 29, 1898, pp. 47-54. 
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The groundiiiass (»f this amphibolitc is a grass-green aiuphibole, 
containing 17 per cent of ulumina. nearly 12 per cent of lime, and 
one-half of 1 per cent of magnesia, which is best classified under the 
edenite variety of nlumiiioiis amphiboh-s. The ritrh green color of the 
edenite is undoubtedly due to the presence of a small amount of chro- 
mic oxide, the analysis showing the pi-esence of 0.38 per cent of this 
oxide. Many microscopic grains of picotite or chromite are scattered 
through the groimdmass of edenite. There is also present, in widely 
varying proportions, the plagioclasc feldspar anorthite. The feld- 




spar is not constant in all of the amphibolites, but where it does 
occur it varies in size from minute particles to masses as large as a pea. 

The rock has oft«n a strikingly laminated structure, and grades 
from tliis extreme to a structure K)iowing no lamination at all. It is 
exceedingly tough and very fine grained. The corundum, which 
occurs in the amphibolitc as an act^ssoi-y mineral, varies in size from 
minute particles to masses several inches in diameter, in which there 
are usually develo]>ed parting planes parallel to the unit rhombohe- 
dron. In color it varies from almost white to a deep ruby-red, but 
the prevailing color is a deep pink. Very rarely deep blue corundum 
has been found in these amphibolites. 

On account of the exceeding toughness of the rock, and more par- 
ticularly on account of the low percentage of corundum, these am- 
phibolites are not of commercial value as a source of corundum; they 
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do, however, make handsome mineral specimens. In fig. 10 there is 
illustrated a mass of corundum in amphibolite from Buck Creek. 
Near Elf, Clay County, N. C, a similar occurrence of corundum in 
amphibolite has been observed where this rock cuts a typical dunite. 

At the Isbel mine, at the head of Shooting Creek, in Clay County, 
N. C, corundum occurs irregularly, and is sparingly disseminated 
through a decomposed hornblendic rock in small grains and masses. 
The least decayed portions of the rock seem to possess the characters 
of an amphibolite, but this could not be determined with certainty. 
The corundum occurs through the mass of this rock across an outcrop 
about 153 feet wide. In most of it the rhombohedral parting is 
distinctly developed 

Three miles east of Marshall and half a mile northeast of the mouth 
of Ivy River, in Madi-ion ^^ 

County, N C numerous 
crystals of corundum 
have been found over the 
surface of a large out 
crop of coarselv cry-ital 
lized dark'green amphibo 
lite. In places the rock 
is of finer texture and 
contains some feldi^par 
and biotite, pas.sing into 
a dioritic facies The 
country rock inclo«ing 
the amphibolite 1= a bio 
tite-gneiss. Most of the ^"^^ '*°'"' *-"'"'"""' 

corundum is in large, rough, hexagonal prisms. A crystal with thi-ee 
smaller prisms in twin position on alternate hexagonal edges was 
found which weighed 17 pounds. 

Doubtless many of the occurrences of corundum with chlorite- 
schist (described herein) would be found, if explored to some depth, 
to belong with the amphibolites, as at the Track Rock mine, in Union 
County, Ga., where extensive outcrops of chlorite- schist have been 
found to consist chiefly of bright-green hornblende in the tunnel 
driven into the mountain side. Some portions of it also carry small 
quantities of olivine, possibly passing into amphibole-peridotite. 

On the eastern slope of the Blue Ridge, in the vicinity of States- 
ville, Iredell County, N. C, corundum lias been found associated 
with an amphibolite composed of a dark-green Iwirnblende. On 
account of the thickness of the soil and the depth to which these 
rocks have been decomposed, there are few places wheie the fresh 
rocks are exposed, and little is known of their extent. At Hunters, 




—Mass o( lorundiim [a nmphEbollfe from Buck 
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7 miles west of Statesville, the aiiiphiboHtc was exposed during expl'> 
rutioii for c(H-iinJiini, whicli. according to Lewis," was fmind lo 
occur in fine brown venuiciilite. dcveloiK'd in zones along the boriteri 
of and penetrating the iinij>hil)o1ite, and varying in thickness from a 
few inches to 3 or 4 feet. Fig. 1 1 is an ideal ilhistration of the occur- 
rence of corundum in the aniphilwlite at Hunters. In this figure, n 
reprewenls a fchispar zone (lint is sometimes encountered in the midsl 
of the verniicidites, h; the feldspar is ni<tre or less altered to kaolin, 
and often bears cormidum. although most of it was found in the 
vemiictditc z<)nes. /i rcpri'scnts the vcrmiculitii zones carrying the 
corundum, which is in crystals and in rounded masses of crystal-s clus- 
tered together. Margarite sometimes accompanies it, and large masses 




In ampblbollte a 



made up almost entirely of these two minerals have been found 
the surface in this region, e represents radiating borders of acti " 
lite that inclose large mas.ses of what was once amphibolite, but wj^'^ 
is now nothing but a mass of ocherous clay, bearing occasional nee(^^ 
of hornblende and scales of vermiculite. The outer portions, d, ^^ 
dark -green amphibolite. 



1 (E! 



r CHEBTEB. MASS. 



The most widely known occurrenw of corundum in amphibolite ''^ 
that of the emery at Chester, Mass.. an elaborate description of whi^'' 
is given by Prof. li. K. Emerson " in his exhaustive work on the geo'' 
ogy of old Hampshire Coimty, Mass. 
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A band of amphibolite that is conformable throughout its entire 
extent with the serieitic schists of this section of the State extends 
almost continuously across the State,! north and south of Chester. 
The strike of this band of amphibolite is dej)endent upon the wind- 
ings of the schists, and its dip is approximately 90°. Its width will 
average only a few rods, but in the vicinity of Chester, a few miles 
both north and south of the town, it is three-quarters of a mile wide, 
and it is in connection with this broad band that the emerv is found. 
The emer}' occurs on the eastern side of the amphibolite, and is sep- 
arated from the serieitic schists by a narrow band of amphibolite, 
which varies in width from an inch or two to nearly 18 feet. Some- 
times there has been considerable serpentinization of the amphibolite, 
and the emery is separated from the schists by serpentine. Across 
the ^A'estfield River from the point where the emery is first encoun- 
tered the amphibolite is replaced by serpentine, and it is in this bed 
of serpentine that crystals of emery, pseudomorphous after olivine, 
are said to occur, specimens of them being in the geological collection 
at Amherst College. 

The amphibolite is in appearance a finely laminated rock made up 
of interrupted thin sheets of feldspar grains and of jet-black needles 
of hornblende, and usually contains more or less green opidote. 

The serieitic schists on the west of the amphibolite, which are 
described by Professor Emerson under the head of the " Rowe 
§chist," <* are biotitic and feldspathic, and often contain garnets that 
are more or less altered to chlorite. The schists on the east are 
described as the " Savoy schist," ^ and are chloritic sericite-schists, 
mostly of a light-gray color, witli a shade of green, due to the chlorite 
that is mixed with the muscovite. ^^Hien the chlorite can not be 
seen wdth the eye, it is readily detected under the microscope. In 
some places the proportion of chlorite has increased until there are 
considerable aggregations of this mineral along the planes of lamina- 
tion. Garnet and pyrite are also abundant in certain portions of the 
schist. 

The emery vein can be follow^ed for a distance of nearly 5 miles, 
starting from a point at the north end of the broad band of amphib- 
olite, on the left bank of the Westfield River, just above the railroad 
bridge of the Boston and Albany Railroad. The general strike of 
the vein is a little east of south and runs for the most part parallel 
to the line of contact of the amphibolite and schist. Emery is not 
found throughout the vein, but the vein can be traced almost con- 
tinuously by means of streaks of chlorite. The vein v^aries in width 



«Mon. TT. S. (Jeol. Survey, voi. 21), 1898, p. 70. 
"Ibid., p. 150. 
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from a few feet to 10 or 12 feet, the average width of the emery 
being about C feet. Upon both sides of the emery there are usually 
developed thin seams of chlorite, varying from 1 inch to 6 inches or 
more in width. During the early history of the mine a seam of 
feldspar was encountered, about 12 inches wide, lying to the east of 
the emery and bordered on both sides bv chlorite 3 or 4 inches wide. 
There is also more or less chlorite developed in the mass of the ore 
body, which varies from an almost pure magnetite to an intimate 
admixture of magnetite and corundum. At the Sackett mine (de- 
scribed on p. 135) the corimdum, of a bronze color and luster, is 
coarsely crystallized, giving the ore a porphyritic appearance. Some- 
times the corundum has crystallized out in blue and white crystals 
and in masses of a pound or two in weight. 

Dr. F. Von Camerlander^ describes the occurrence of corundum 
in the amphibolites of the northwestern part of Austrian Silesia. It 
is found in white or bluish grains and masses up to the size of a 
hazelnut. Corundum with hercynite also occurs in the amphibolites 
at Ronsberg, at the eastern foot of the Bohmerwald, in Bohemia. 

CORUNDUM IN ANORTHOSITE. 

The amphibolite, with its prevailing light-green amphibole and 
small amount of feldspar, that so frequently accompanies and inter- 
sects the peridotites of Clay County, N. C, and of Towns County, 
Ga., becomes in places highly feldspathic, and by the dwindling and 
disappearance of the amphibole it passes into the anorthosite facies 
at several localities. 

Anorthosites of this character, with more or less corundum in 
grains and irregular masses distributed through the rock, are found 
on the western slopes of Chunky Gal Mountain, Clay County, N. C, 
and in association with some of the amphibolites of the Buck Creek 
area in the same county. These rocks are always greatly subordinate 
in quantity to the associated amphibolites and peridotites, and never 
constitute more than an insignificant part of the outcrops. 

An occurrence that may be contrasted in some respects with the 
anorthosites of North Carolina and Georgia is found in South Sher- 
brooke, Lanark County, Ontario, Canada, where the rock is composed 
largely of basic plagioclase and a little green hornblende, but is 
somewhat more basic than the typical Canadian anorthosite. The 
corundum occurs sparingly in the rock in crystals of almost uniform 
size, about half an inch in length. Their color varies from light gray 
to almost white, and sometimes to light pink. 



o Verhandl. K.-k. geol. Reichsanstalt, Wien, 1886, p. 356. 
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Similar to this Canadian occurrence is the coriindum-anorthite 
Pock, described by Doctor Morozewicz,*' from a locality on the Bar- 
sowka River, in the Urals, Russia. The percentage of corundum in 
these rocks of the Urals seems to give promise of economic importance. 

CORUNDUM IN NORITE. 

In the vicinity of Peekskill, Westchester County, N. Y., corundum 
:\as been found associated with norites, which have been described 
by Mr. G. H. Williams.* These rocks belong to the Cortlandt series, 
>f which the prevailing rock type is characterized by the presence of 
:he mineral hypersthene. But though this mineral is there so abun- 
3ant, a normal norite, containing nothing but plagioclase feldspar 
ind hypersthene, is extremely rare. There is more or less biotite, 
nornblende, or augite developed in nearly all rocks of this class, so 
that there is a gradual transition from normal norite to mica-diorite, 
bornblende-diorite, and gabbro. The intermediate varieties are much 
more common than the extremes, and they have been classified by 
Williams according to the prevailing nonfeldspathic mineral. Where 
hypersthene prevails the rocks are grouped as norites, being sub- 
divided into normal norite, hornblende-norite, mica-norite, and augite- 
norite, according to the presence of these different minerals in the 
rock. These so grade into each other that no sharp line can be 
drawn between them. 

Associated with the norites, 3 and 4 miles southeast of Peekskill, 
N. Y., are deposits of magnetite and emery. These deposits are not 
in a continuous vein, but are more like segregated masses. Attempts 
have been made to work these for both iron and emery, but as iron-ore 
deposits they were soon abandoned. They are still worked to a con- 
siderable extent for emery by the Blue Corundum Mining Company, 
of Boston, Mass.; the Tanite Company, of Stroudsburg, Pa., and 
H. M. Quinn, of Philadelphia, Pa. An examination of the emery ore 
by Messrs. J. D. Dana ^ and G. H. AVilliams ^ has shown that the 
corundum component is often scattered rather sparingly through the 
ore, and what had formerly been supposed to be green chlorite was 
found to be the iron-magnesian spinel, pleonaste. The conmdiun in 
the emery varies from small colorless grains and larger bluish grains 
to crystals 7 mm. in diameter, which show a hexagonal outline. 

The pleonaste, which is so commonly associated with the emery, 
das been found at the Cruger iron mine, in the eastern part of the 
township, as veins in a nearly normal norite, into which it passt^s by 
^dual transitions. The most compact specimens of the ore at this 



\r 



•Tschermaks mineral, und petr. Mlttheil., vol. 18, heft 1. 
•Am. Jour. Sci., lid ser., vol. 33, 1887, pp. 135, 109. 
« Idem, 3d ser., vol. 20, 1880, p. 109. 
* Idem, 3d ser., vol. 33, 1887, p. 194. 
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mine are found to contain the various mineral components of the 
norite, i. e., hypersthene, feldspar, biotite, and garnet, no corundum 
having been observed here. 

This g;*adual transition of the pleonaste and iron ore into the nor- 
mal norite and the occurrence of the norite minerals in the compact 
pre are strong evidence that these ore bodies were formed by the dif- 
ferentiation of the molten norite magma. 

In the vicinity of these norites there are small masses of peridotite, 
but no corundum has been found associated with them. 

Fragments of mica-schist included in the eruptive are altered into 
a great variety of metamorphic minerals arranged in more or less dis- 
tinct zones. Beginning at the exterior, these zones consist of corun- 
dum and pleonaste followed by quartz with magnetite, pleonaste, 
zircon, apatite, sphene, garnet, tourmaline, and many others. 

Very similar to the spinel emery of the Cortlandt norites are the 
occurrences of granular corundum and spinel in the basic aggregates 
of gabbros at Frankenstein and Veltlin, Germany, referred to on 
page 63. 

CORUNDUM IN PLUMASITE. 

An interesting discovery of corundum was made in Plumas County, 
CaL, about 1^ milas northwest of the Meadow Valley post-office, by 
Mr. J. A. Edman, of Meadow Valley, and to him belongs the credit 
of the discovery of this new locality and new occurrence of corundum. 
The corundum-bearing rock was observed on the eastern and lower 
flank of Spanish Peak at an elevation of about 4,100 feet, and about 
2 miles due east of the summit and near the southwest margin of a 
broad belt of peridotite. The first specimens of the corundum were 
found by Mr. Edman as float in an adjoining gulch, and he traced it 
to its source. The corundum rock is composed of about 84 per cent 
of oligoclase and 16 per cent of corundum. The latter is in crystals 
varying in size from a fraction of an inch to 2 inches in length and 1 
inch in diameter. The general form of the crystals is pyramidal, due 
to acute rhombohedrons. There are but few of the crystals, however, 
tliat are well defined, and in most cases they are imperfectly formed, 
and the faces are rough and corroded. There has been some altera- 
tion in the corundum crystals, which is apparent when these are 
broken, and on the fractured surface are observed small scales of 
a pearly mica, the lamina) of which are brittle. This has been deter- 
mined by Prof. A. C. Lawson to be margarite. 

Professor Lawson <* has made an examination of this occurrence of 
corundum, and states that there occurs through the feldspathic part 
of the rock a secondary mineral similar in appearance to corundum 

« Bull. Dept. (ieol. Univ. California, vol. 3, No. 8, pp. 219-229. 
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and in the form of small veinlets or patches. In this case, however, 
the luster is more waxy and the color somewhat greenish. The 
mineral is foliated, and the scales, when examined under the micro- 
scope, show it to be uniaxial and positive and to have a feeble double 
refraction. Its specific gravity was found to be 2.74. Although 
these data are not sufficient to identify this mineral, they resemble 
closely the characteristics of some one of the chlorites, and, from the 
analogy of the common occurrence of tiie chlorites with the corundum 
in the basic magnesian rocks throughout the Appalachian region 
where these rocks are abundant, these data seem to indicate that this 
mineral is one of the chlorites. 

In describing the occurrence of the corundum. Professor Lawson « 
states that the peridotite rock may be found both in a fairly fresh 
condition and also largely serpen tinized. 

The fresh rock has a weU-marked but rude schistosity. On fractures trans- 
verse to this schistosity it is of a dull, greenish-gray color and compact texture, 
relieved by long, narrow blades of a light-colored, eleavable mineral and show- 
ing irregular partings in the plane of schistosity. On the cleavage surfaces 
the rock presents a silver-gray, spangled appearance as a groundmass, with 
numerous cleavage blades of the same light-colored material. These blades 
lie with their axes of elongation rudely parallel to the schistosity. 

When examined in thin section, the rock is seen to be made up of 
but two primary minerals. The more abundant of these agrees with 
olivine in its optical properties and forms a mosaic of rather angular 
or occasionally subrounded anhedrons. These are traversed by irreg- 
ular sharp cracks, along which incipient serpentines may be observed ; 
this process has occasionally proceeded so far as to give rise to distinct 
patches of serpentine. The other mineral observed lies in the mosaic 
of olivine in the form of colorless, elongated prisms, and has the 
optical characters of tremolite. This mineral makes up about 20 
per cent of the rock. The chemical analysis of the rock ^ leaves no 
doubt of its peridotitic character and can probably be best referred 
to an amphibole-peridotite similar to those occurring in North Caro- 
lina and Georgia. Some portions of this rock have been altered to 
such an extent that serpentine is the predominating mineral. 

According to Professor Lawson 's observations — ^" 

The dike of corundiferous rock which cuts this amphibole-peridotite is of 
quite limited extent. The strike of the dike is about NNW., or transverse to 
the axis of the ridge upon which it is found. There are but three exposures, 
and these do not extend for more than 125 feet along the strike. The width 
of the dike is about 15 feet, but its dip is difficult to determine, owing to the 
imperfections of the exposures. The slope is mantled with soil and with frag- 
ments arising from the disintegration of the amphibole-peridotite, and the 

«Bull. Dept. Geol. Univ. California, vol. 3, No. 8, pp. 222, 223. 
» Ibid., p. 224. 
o Ibid., p. 225. 
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oxposiiros of tlie diko project through this covering of loosie material. The 
rock of tlie dike is coini>os(Hl chiefly of feldspar and is white in color, being 
tlms in marked contrast to tlio darker rock mass which it cuts. 

Professor Lawsoii ivpirds the corundiferous rock as a separate 
dike cutting the peridotite and as a new tyi>e of rock, for which he 
proposes the name phtmaftite^ from Plumas County, in which it 
occurs. Without having made any pers(mal examination of this 
occurrence, but judging from hand six^cimens of the feldspathic 
portions of the rock containing the corundum, from specimens of 
the serpentine and of the peridotite rock, which were kindly sent to 
me by Mr. Edman, and from the descriptions of Professor Lawson, 
I find this oligoclase-conindum rock similar to the zone of corundum 
and oligoclase feldspar which is believed to have separated from the 
peridotite magma at Buck Creek, Clay County, N. C. 

CORUNDUM IN ANDESITE. 

The occurrence of corundum in andesite in the United States was 
first described by Mr. G. F. Kunz, in the case of a dike of andesite at 
Ruby Bar, near Eldorado Bar, on the Missouri River, 12 miles north- 
east of Helena, Mont.** As described by him, this rock is in a dike 
cutting the slates of the country and is a vesicular mica-augite-andes- 
ite, which is made up of a groundmass of feldspar microlite and a 
brownish glass in which are many particles of biotite and crystals 
of augite. 

A similar occurrence has been observed by myself on the river 6 
miles above Eldorado Bar, at French Bar, which is nearly 12 miles 
due east of Helena. At this locality a narrow dike, 3 to 6 feet wide, 
was found cutting through the slates of this section. The trend of 
the dike is N. 5° to 10° E., and it dips about 45° E. It was encoun- 
tered by miners who were working the gravels of the bar for sapphires, 
and it has been exposed at but one point, so that its extent is not 
known. 

The rock is fine grained, of a rather light-gray color, and a decided 
basic appearance. Biotite is the most conspicuous mineral, and 
occurs in small, flat, tabular plates, sometimes with distinct crystal 
outline, and up to a millimeter or two in diameter. In some speci- 
mens of the rock there are nodules, 5 to 10 mm. in diameter, that ap- 
pear to be partially decomposed feldspar. The augite, which is prom- 
inent in the thin section, is not very apparent in the hand specimen. 

Prof. L. V. Pirsson, of Yale University, has kindly examined thin 
sections of this rock for me, and says that the rock is an altered 
augite-mica-andesite. It contains unaltered phenocrysts of a clear 

« Am. Jour. Sci., vol. 4, 1897, p. 418 ; Mineral. Mag., vol. 0, 1891, p. 396 ; Seventeenth, 
Eighteenth, Nineteenth, Twentieth Ann. Uepts. U. S. Geol. Survey. 
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brown biotite, which are well crystallized and which sometimes show 
slight resorption. It also contains phenocrysts of augite of a pale- 
brown color, variable in size, the largest 2 mm. across, replaced in the 
majority of cases by pseudomorphs of calcite. Besides this pseudo- 
morphous calcite there is also a considerable amount of this mineral 
in irregular masses or streaks, which may in part be the filling of 
steam pores, and in part be pseudomorphous after hornblende ; this, 
however, could not be definitely determined. The minerals just men- 
tioned are embedded in a groundmass of a brown glass which is 
everywhere speckled and dotted with microlites of a lath-shaped 
plagioclase feldspar. These are small and somewhat altered, so that 
their determination is not entirely satisfactory, but they appear to 
be oligoclase. 

The rock is thus porphyritic, and the structure of the groundmass 
is typical of the hyalopilitic structure of Rosenbusch. In many 
respects it closely resembles the augite-porphyrite of Weiselberg, 
weiselbergite.** 

One feature that is brought out in the thin sections is the somewhat 
laminated character of the rock in one direction, while in the slide 
cut at right angles a well-characterized flow structure is observed, all 
the longer axes of the minerals pointing in the same direction. This 
indicates movements of flowing lava after the components had formed. 

The corundum crystals occur very sparingly in the rock, and those 
that were observed were not so sharp and distinct as the blue sap- 
phires found in the gravels. 

No definite information regarding the location of Ruby Bar could 
be obtained, and no one of the bars is now called by that name. It is 
possible that the bar described by Mr. Kunz is the same as the one 
now known as French Bar, though from the description given of 
Ruby Bar, it is apparently not so far up the river as French Bar. 

Corundum in andesite has also been described from several Euro- 
pean localities. Osann ^ found corundum associated with spinel, bio- 
tite, sillimanite, andalusite, rutile, zircon, etc., in a mica-pyroxene- 
andesite in the vicinity of Cape de Gata, in southeastern Spain. The 
corundum forms flat, basal plates Avith striations parallel to the 
rhombohedron. The rock also contains numerous dark micaceous 
inclusions. 

Dr. A. Lacroix^ describes the occurrence of corundum in the 
trachytes, andesites, and basalts of the volcanic district of the 
Auvergne Mountains in the central plateau of France. The corim- 
dum is associated with zircon, diaspore, sillimanite, etc. The rocks 
also contain numerous acid inclusions that have been more or less 

•Rosenbusch, Massige Gesteine, 3d ed., 1896, p. 953. 

»Zeltschr. Deutschen geol. Gesell., Berlin, vol. 41, 1889, p. 297; vol. 43, 1891, p. 688. 

"Bull. Soc. mineral. France, vol. 13, 1890, pp. 100-106, etc. 
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completely destroyetl by fusion or solution in the inclosing magniA. 
WTien not completely destroyed, the inclusions also frequently con- 
tain corundum associated with numerous metamorphic minerals. 

The trachytes, andesites, and basalts of the Siebengebirge, in 
Germany, as described by Dannenberg," also contain corundum, 
spinel, magnetite, sillimanite, and numerous inclusions of sandstone, 
schist, and granulite. 

A hornblende-andesite of the Eifel, Germany, as descril^ed bv Dr. 
F. Vogelsang,'' contains numerous granular aggregates of cordierite. 
andalusite, sillimanite, feldspar, biotite, corundum, spinel, rutile. 
quartz, zircon, and magnetite, without recognizable inclusions of 
older rocks. 

CORUNDUM IN 3IONCHIQUITE. 

Near the entrance of Yogo Gulch, in Fergus County, Mont., two 
parallel dikes of igneous rock have been observed cutting through 
the limestones. These dikes are about 800 feet apart, and can be 
followed for over a mile in a nearly east-west course. Their general 
width is from 6 to 20 feet, but thev are occasionally 75 feet wide. 
They are much decomposed near the surface, but in working them 
for the sapphires which they contain the nearly unaltered rock has 
been encountered. 

The rock has a dark-gray, decidedly basic appearance, and is very 
tough, breaking with an uneven fracture. Scattered through it are 
light-green and white fragments, which are by far the most conspic- 
uous of any of the mineral components of the rock. These are a 
pyroxene that is more or less decomposed into calcite. Some of these 
white fragments are probably the barium carbonate witherite, for in 
the concentrates obtained from washing the decomposed portions of 
the dike a considerable quantity of this mineral was found. Num- 
berless crystals of pyrite, not over a millimeter in diameter and almost 
perfect trapezohedrons, w ere also found in these concentrates. A few 
scattered tablets of biotite, from 2 to 3 mm. in diameter, were 
observed. The sapphire variety of corundum is foimd rather spar- 
ingly in this rock in well-formed, flat, tabular crystals, some of which 
are half an inch in diameter. 

Professor Pirsson, of the SheflSeld Scientific School, has made a 

petrographical examination of this rock, and describes it as follows:*^ 

In thin section tlie rock at once shows its character as a dark, basic lampro- 
phyre, consisting mainly of biotite and pyroxene. There is a little iron ore 
present, but its amount is small and much less than is usually seen in rocks of 
this class. The biotite is strongly pleochroic, varying between an almost color- 

• Tschermaks mineral, und petr. Mitthell., vol. 14, 1894, p. 17. 

* Zeitschr. Deutschen geol. Gesell., vol. 42, 1890, p. 1 ; Am. Naturalist, 1892, pp. 165-16y 
(Abst.). ^ 

Am. Jour. Sci., 4th ser., vol. 4, 1897, p. 421. 
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less and a strong, clear, brown tint. It occurs in ragged masses, rarely showing 
crystal outline, and it contains a large amount of small apatite crystals. The 
pyroxene is of a pale-green tint, with the habit of diopside, and is filled with 
many inclusions, now altered, but probably originally of glass ; in some crystals 
these inclusions are so abundant as to render the mineral quite spongy. The 
grains sometimes show crystal form, but are mostly anhedral and vary in size, 
though the evidence is not suflScient to show two distinct generations. 

These two minerals lie closely crowded together, and no feldspars are seen in 
the rock. The interstices between them consist of a small amount of a clouded, 
brownish, kaolin-like aggregate, which appears to represent some former feld- 
spathoid component, possibly leucite, perhaps analcite. * * * Some calcite 
in agglomerated granules is also seen in the section. 

This calcite does not appear to be of secondary origin, and is proba- 
bly due to fragments of limestone that were picked up as the igneous 
mass forced its way up through the limestones and were converted 
into calcite. 

In regard to the classification of this rock, Professor Pirsson ^ says : 

The rock appears to have its closest affinities in the monchiquite group, of 
which it may be considered a basic, somewhat altered type. The abundance of 
biotite shows its relation to the minettes, but the rock is much richer in the 
ferromagnesian components and lacks the feldspar of the minettes. It has 
evidently a close affinity with the minettes and shonkinite of the region, and is 
clearly a more basic form of the same magma. It has the same richness in 
biotite and pyroxene as these, but differs in the feldspathic component. 

If Eosenbusch's classification is followed, this rock Vv^ould seem to 
be a basic member of the monchiquite-camptonite series of lampro- 
phyres, one end of which is characterized by an abundance of biotite 
and augite or hornblende. The rock is too rich in ferromagnesian 
and too poor in feldspathic constituents to be called a minette or 
kersantite, and the total absence of the feldspar and the small quan- 
tity of feldspathoid make it a very basic member of the general 
monchiquite group of Rosenbusch. 

The sapphire corundum occurs rather sparingly in this rock in 
well-formed, tabular crystals of a blue color. They vary in size from 
very minute to half an inch in diameter and are of gem quality. 
The mineral does not occur in suflScient quantity to constitute a source 
of corundum for abrasive purposes*, but it is of importance as a source 
of the sapphire gems. 

A kersantite described by Doctor Lossen, which cuts sedimentary 
rocks of Lower Devonian age at Michaelstein, in the Harz Mountains, 
(xermany, and contains numerous inclusions, has also been found to 
carry corundum. This seems to be a closely parallel case to the one 
described above, except that the corundum occurs in such minute 
quantities as to be of only scientific interest. 

« Am. Jour. Sci., 4th ser., vol. 4, 1897, pp. 421-423 ; and Twentieth Ann. Rept. U. S. 
|3eol. Survey, part 3, 1900, pp. 552-553. 
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CORUNDUM IX GRANITE. 

At Nannies Mountain, 12 miles northeast of Yorkville, S. C, 
corundum occurs in considerable quantities in a light-gray biotite- 
granite. It forms irregular masses of a black color, varying from 
small grains to several inches in thickness, and usually has a well- 
developed parallel parting. It is invariably embedded in muscovite, 
which varies from fine scaly aggregates to compact massive damourite. 
At the Rickard mine, at the north end of the mountain, a shaft 35 
feet deep has been sunk, and several drifts have been made from it; 
but, as operations have been suspended, these workings can not be 
examined. Hence the exact relations of the corundum masses to the 
granite can not be made out. Only granite, however, in various 
stages of disintegration, and masses of corundum and muscovite were 
taken from these workings. 

Dr. A. Lacroix <* found corundum in masses of granite included in 
the volcanic rocks of Auvergne, France; and its occurrence as an 
occasional accessory in normal granites is mentioned in the petro- 
graphical works of both Zirkel and Rosenbusch. 

CORUNDUM IN SYENITE. 

Deposits of corundum have recently l)een located in the south-cen- 
tral part of Gallatin County, Mont., on the headwaters of Elk Creek, 
in a group of foothills between the Gallatin Valley and Spanish Creek 
basin. The locality is about 23 miles south of Belgrade, Gallatin 
County, which is on the Northern Pacific Railroad. The corundum 
has been found in a rock that is composed essentially of orthoclase, 
feldspar, corundum, and biotite, with the feldspar predominating. 
The rock for the most part has a somewhat gneissoid structure, and 
in these portions the corundum is more or less finely divided, being 
in fine grains and small crystals. In other portions, where the corun- 
dum is coarsely crystallized, the rock has something of a pegmatitic 
character, and the corundum is surrounded by the orthoclase. This 
rock is called a corundum-bearing- biotite syenite, yet from the num- 
ber of occurrences that are recorded of this mineral acting as a com- 
]jonent of these rocks, as in the case of those in Canada and in the 
Urals, it would seem desirable to recognize rocks of this type as 
corundum-syenites. 

The crystals of corundum vary from a fraction of an inch up to 8 
inches in length, and some have been found that weighed 1^ to 2 
pounds each. They are fairly well developed in the prismatic zone, 
but many of them, especially the larger ones, are rounded. In color 
they vary from bluish gray to almost colorless. 



flBuU. Services Carte g6ol. France, No. 11, vol. 2, 1891. 
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Somewhat similar to this is the occurrence of corundum in dikes of 
syenite which penetrate the gneisses over extensive areas of Hali- 
burton, Peterboro, Hastings, and Renfrew counties, Ontario, Can- 
ada. The corundum occurs in white or gray to bronzy crystals in 
the rock, varying from half an inch to 2 or 3 inches in diameter and 
from 1 to 4 or 5 inches in length. It is very variable in quantity, 
ranging from less than 10 per cent to 30 or 40 per cent of the rock 
mass. An average of 12 to 15 per cent has been reported from some 
localities. Besides corundum, the syenites carry small amounts of 
magnetite, pyrite, garnet, zircon, and sodalite. 

My attention was first called to this occurrence of corundum by 
Prof. F. W. Traphagen, to whom I am indebted for the first specimens 
of this corundum sent to me. 

CORUNDUM IN PEGMATITE. 

Occurrences of corundum in pegmatite are extremely rare, but it 
has been found in this rock in two localities in Haywood County, 
N. C. One is at Retreat, on Pigeon River, 6 miles southeast of 
Waynesville, where corundum occurs in small pegmatite dikes, cut- 
ting the saprolitic, garnetiferous gneisses or schists. Accompany- 
ing these dikes are thin seams of verniiculites that also carry corun- 
dum. The other locality is 3 miles northeast of Canton, at the Pres- 
ley mine, where corundum occurs in a pegmatite dike which intersects 
a mass of dark-green amphibolite. The corundum is found sur- 
rounded by both feldspar and mica. 

An interesting occurrence of corundum that has recently come to 
the writer's notice is in Fremont County, Colo., about 7 miles from 
Canyon, which is also the nearest railroad station. The corundum 
occurs in a matrix composed of quartz, plagioclase feldspar, and 
mica (muscovite and biotite). The maximum width of this rock 
that has been observed is 3 feet, and it has been traced for a distance 
of 3,000 feet. The corundum is thickly scattered through the i-ock, 
and is in small particles and fragments u]) to half an inch or more 
in diameter. It does not occur in good crystals, but some rough 
hexagonal prisms half an inch in diameter were observed. Its color 
varies from nearly colorless through a pale bluish to a rather deep 
blue and to a pale 'greenish. There is but little development of part- 
ing planes in the corundum, and it shows on nearly all its exposed 
surfaces a rough conchoidal fracture. In the specimens that have 
been examined the quartz forms a considerable percentage of the 
rock, while the corundum sometimes appears nearly as prominent. 
The feldspars and micas are developed to a less extent. The corun- 
dum is transparent to semitransparent, and some is of gem quality. 

3UH.269— 06 M 1 
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Near the head of Muskrat Fork of Shooting Creek, Clay County, 
N. C, and extending about halfway up the adjoining slope, of 
Chunky Gal Mountain, there are two parallel dikes of dark, fine- 
grained hypersthenite, which are from 550 to 600 feet apart, and 
each about 10 feet thick. The dike rock consists of rounded, irregu- 
lar grains of strongly pleochroic hypersthene, nearly half of which 
has been altered to a green amphibole. Corundum occurs in the 
gneiss between these dikes, and also in a band of black biotite, which 
is intimately associated with a small vein of pegmatite 2 feet in 
thickness. The biotite is developed in large scales and plates and 
contains nodules of corundum up to half an inch in diameter, 
which are surrounded by scales of a white mica, muscovite. 

CORUNDUM IN METAMORPHIC ROCKS. 
CORUNDUM IN SERPENTINE. 

At a number of peridotite localities in North Carolina and Georgia 
crystals and fragments of corundum have been found that were 
surrounded by serpentine, but nowhere in the Southern Appalachian 
region has corundum been found associated with the larger masses of 
serpentine that have been derived from the alteration of the peridotites, 
as at several localities in Buncombe County, N. C. In Chester and 
Delaware counties, Pa.,** there is a long belt of serpentine rocks, part of 
which, at least, have been derived from peridotite rocks, and in connec- 
tion with these, in the eastern part of Chester County and the western 
part of Delaware County, corundum has been found. In this the 
corundum occurs near the contact of the countrv rock, and its occur- 
rence in the serpentine is almost identical in conditions with those 
of the corundum in the peridotites and pyroxenites of North Caro- 
lina and Georgia. Considerable plagioclase feldspar is associated 
with the corundum in the vein in a manner somewhat similar to the 
occurrence of this mineral at the CuUakeenee mine. Buck Creek, 
Clay County, N. C. 

CORUNDUM IN GNEISS. 

Corundum has been found in North Carolina in the ordinary gneiss 
of the same belt of crystalline rocks in which the peridotites occur. 
As observed, these gneisses are often very variable, passing frequently 
into mica-schist and sometimes into quartz-schist. Such transitions 
are occasionally quite sudden, but usually there are thin zones of more 
or less intermediate character; and sometimes it is difficult, if not 
impossible, to decide what should be called gneiss and what mica - 
schist, etc. A number of occurrences, part of w^hich may be corun- 



« Geol. Survey I*ennsylvania, C4, 1883, p. 351. 
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dum in gneiss, are described under the head of mica-schist; some of 
the rock that was at first thought to be a gneiss is now known to be 
a quartz-schist. 

In the eastern part of Clay County, N. C., on the southern slope of 
Gross Ridge of the Chunl^y Gal Mountains, just above Thumping 
Creek, corundum has been found in the gneiss at a number of points. 
The rocks are so covered with soil and decomposed rock that the 
exact relation of the corundum-bearing gneiss to the normal gneiss 
can not be determined, but from what can be seen the former appears 
to be in narrow bands cutting through the latter. In structure the 
gneiss is distinctly lamihated and A^ery fine grained, except the por- 
tions immediately surrounding the corundum, where its constituents 
are much more coarsely crystallized, especially the biotite. It is a 
hornblende-gneiss, showing but little mica except where associated 
with the corundum. 

The corundum occurs in nodules and crystals, half an inch and 
smaller in diameter, sometimes wrapped with muscovite in a manner 
similar to that described for the corundum in the chlorite-schists 
(p. 59). The crystals are prismatic, with the length of the prism 
usually two or three times its diameter. Occasionally they are very 
flat, with the prism not over a quarter of an inch in length and half 
an inch in diameter, and from. their appearance these crystals are 
known locally as " button " corundum. 

The occurrence of corundum in the gneisses of Clay County is illus- 
trated in PI. Ill, 5, from a photograph of a mass of gneiss con- 
taining corundum from the Meminger and Hooker mine, Muskrat 
Fork, Clay County. 

In Buncombe County, N. C., on the Elk Mountain range, a few 
miles north of Asheville, corundum has been found associated with 
garnet, sometimes being entirely inclosed by the garnet and at others 
inclosing the garnet. The corundum occurs in a garnetiferous gneiss, 
and although it is somewhat abundant it is very doubtful if this will 
prove to be a commercial source of corundum. As described by Mr. 
C. E. Lyman, of Asheville, the corundum is found in crystals that 
sometimes measure as much as an inch in diameter. They are pris- 
matic and are terminated by the basal plane. They vary consider- 
ably in color, from blue to red, and a few gems have been cut from 
some of them. The corundum is found in the gneiss near its contact 
with a pegmatitic dike. 

In Jackson County, N. C, just north of Betts Gap, in the Cowee 
Mountains, splendid grayish, translucent crystals of corundum have 
been found in a garnetiferous gneiss. On Caney Fork of Tuckasegee 
River, Jackson County, at the mouth of Chastains Creek, and also 
at a point 2 miles up Chastains Creek, corundum surrounded by 
muscovite is found in small grains and nodules up to an inch in 
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diameter in biotite-gneiss. The nodules are often drawn out into 
small lenticular " eyes." The corundum is chiefly confined to the 
micaceous bands of the gneiss, and, on account of the greater resist- 
ance of its muscovite coating, it stands out in prominent knobs over 
the weathered surfaces of the gneiss. A similar occurrence is found 
in the gneiss at the mouth of the North Fork of EUijay Creek, in 
Macon County. Also, 3 miles north of this, corundum is found in a 
decomposed hornblende-gneiss on the summit of Turkey Knob. In 
this same general vicinity corundum has been found in chlorite- 
schist, as described on page 59. 

Six miles southeast of Burnsville, Yancey County, N. C., on Celo 
Ridge, near South Toe River, corundum is found in almost the same 
relations as described on page 118 on the mountain xiorth of Corun- 
dum Hill mine. An enstatite rock partly altered to talc appears^n an 
outcrop about 50 feet wide. Along its eastern border some chlorite 
is developed, and in the adjacent decomposed gneisses corundum is 
found for a distance of 2 or 3 feet from the contact. The corundum 
is in irregular masses and imperfect crystals up to 2 or 3 inches long, 
and is often more or less inclosed in radiating muscovite. 

Corundum occurs in decomposed gneiss associated with no other 
recognizable rock three-fourths of a mile northwest of Bakersville, 
Mitchell County, N. C., on the Johnson road. So far as could be 
ascertained, the conditions here are very similar to some of thoge on 
Shooting Creek, in Clay County, already described. 

At Corundum Hill mine, Macon County, N. C., one of the chief 
sources of corundum has been the peripheral or border vein developed 
along the southeastern border of the peridotite. (See map, PI. XV.) 
When this mine was visited, in 1895 and 1896, the tunnel following 
this vein had encountered a tough hornblende rock in the gneisses 
adjoining the peridotite, varying in character from a hornblende- 
gneiss to a massive amphibolite and bearing corundum in consider- 
able abundance in grains and small crystals. At the time mentioned 
this material was one of the principal sources of corundum, the rock 
being blasted out and hauled to the mills on wagons for crushing and 
cleaning. The exact nature of this rock is in doubt. The peridotite 
is everywhere bounded by biotite-gneiss and mica-schist, so far as 
appears at the surface ; but as bands of hornblende-gneiss frequently 
uppear in the biotite-gneiss it might very well be a member of the 
gneisses proper. On the other hand, its occasional massive character 
and its abundance of corundum make it closely resemble the amphib- 
olites that form dikes in and about so many of the peridotites in 
Clay County and the adjoining portions of Georgia. 

On top of the mountain spur 2 miles north of the Corundum Hill 
mine, Macon County, N. C, an outcrop of enstatite-talc rock about 
50 feet wide occurs. The partly decomposed, friable gneisses at the 
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eastern border of this mass are corundum bearing for a thickness of 
about 6 feet. The corundum occurs in small grains and is not 
abundant. 

Near the confluence of Owens and Parker creeks, which form West 
Fork of French Broad River, in Transylvania County, N. C, several 
large bowlders of cyanite have been found on the surface which bear 
grains and small crystals of a deep sapphire-blue corundum. The 
rocks of the vicinity are gneisses, and these are undoubtedly the 
source of these cyanite-corundum aggregates. 

CORUNDUM IN METAMORPHOSED ZONE BETWEEN HARZBURGITE AND GNEISS. 

An important variation from the usual mode of occurrence of 
corundum with the peridotites in the southern portion of the United 
States is found near Pelham, Mass. At the asbestos quarry near 
Pelham there is a lenticular mass of the harzburgite (saxonite) 
variety of the peridotite rocks about 40 feet in width of outcrop and 
200 feet in length, penetrating the acid gneiss of the country. The 
harzburgite is very much altered to a depth of 3 to 12 feet, when the 
hard, nearly fresh rock is encountered, which is of a dull black color 
and is -made up of grains of olivine and the orthorhombic pyroxene, 
bronzite. The black color of the rock'is due to disseminated particles 
of chromite and magnetite. Part of the magnetite may be due to an 
alteration of the grains of olivine similar to that observed in the 
dunites of North Carolina, where, at the beginning of its alteration, 
there is a deposition of magnetite in fine grains, which forms a net- 
work of black lines often outlining the grains of olivine. 

Professor Emerson has made a petrographical examination of this 
rock and describes it as follows : ^ 

This is a very fresh mixture of olivine and enstatite, both dusted through with 
blaclc ore, largely chromite. It is a dull-black rock of very great toughness. 
The olivine grains have often many crystalline faces. The enstatite is in rare, 
small plates, with parallel sides and irregular ends, and with a fine wavy lami- 
nation, which is often marked by lines of black ore, generally concentrated in 
some part of the plate, especially the center. Although nearly colorless or pale 
bronzy in common light, it has marked pleochroism. It is plainly rhombic, and 
grades into the asbestiform decomposition product in veins running through the 
section. 

None of the anthophyllite that is so abundant in the decomposed 
portion of the harzburgite was observed in the fresh rock. 

From the fresh rock to the surface and the contact with the gneiss 
the harzburgite is more or less completely altered, and penetrating 
through it there is a network of veins of anthophyllite, which are 
more or less asbestiform. These veins vary in width from very thin 
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seams to 8 inches, with some that are very much wider, from which 
fibrous masses have been obtained 20 to 30 inches long. It is these 
veins of fibrous anthophyllite that constitute the asbestos of the Pel- 
ham quarry. 

The harzburgite is separated from the gneiss by a band of bronze- 
colored biotite, usually 4 to 8 inches thick, but in places reaching a 
thickness of 4 feet. In this wider portion there are nodules or imper- 
fect crystals of corundum of a grayish color mottled with blue. 
These are often wrapi)ed with chlorite. Xodules of a black-green 
hornblende and an emerald-green actinolite are also found in the 
biotite. There has been no great quantity of the corundum found. 

This zone of biotite is probably the result of contact metamorphism 
of the harzburgite on the gneiss, and the inclosing corundum was 
formed at the same time. This is similar to the large quantity of 
corundum occurring in biotite at the contact of harzburgite and gneiss 
of the Bad Creek mine, Sapphire, N. C. (See p. 125.) 

COKUNDUM IN MICA-SCHIST. 

Occurrences of corundum in mica-schist have been observed at a 
number of widely separated localities, but at none of them has the 
corundum been found in large .quantity. 

In North Carolina, just south of the divide in the Cowee Moun- 
tains, in a gap at the head of Ellijay Creek, Macon County, corun- 
dum occurs in a decomposed, friable, garnetiferous mica-schist. The 
corundum is bluish gray and occurs in grains and small nodules. 
The schist sometimes carries scales of graphite, and in places is 
quite gneissic in character. Limestones occur within half a mile 
SQuthwest of this locality and at intervals for 2 miles in the same 
direction. Some years ago this deposit was worked to a limited 
extent ; it is known as the " Haskett mine." 

Two miles southwest of Balsam Gap, in Jackson County, N. C, 
masses of cyanite with some corundum are to be found in the mica- 
schist in a railroad cut a few hundred feet east of a large body of 
peridotite. The schist is in some places garnetiferous; sometimes 
it shows also small amounts of scaly graphite ; and in some portions 
a gneissoid character is -developed. Similar masses of corundum- 
bearing cyanite have also been found on the surface in the vicinity. 

An occurrence in many ways similar to tlie last is found at Retreat, 
6 miles southeast of Waynesville, on West Fork of Pigeon River, in 
Haywood County, N. C. Corundum, with and without associated 
cyanite, is found over the surface in irregular masses and barrel- 
shaped crystals. The rocks are garnetiferous mica-schist with 
gneissic facies, as at Balsam Gap, and are intersected in places by 
small pegmatite dikes. Much of the corundum is wrapped in a 
thin coating of a very compact material resembling damourite. 
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In a region of garnetiferoiis mica-schist tapering prismatic crystals 
of grayish-blue corundum are found on the surface on the ridge lead- 
ing northwest from Carpenters Knob, along the borders of Burke and 
Cleveland counties, near the corner of Cata^yba County, N. C. 

There are two localities in South Carolina where corundum has 
been found more or less abundantly on the surface and in the gravels 
of the streams; one about 8 miles northwest of Gaffney, Cherokee 
County, on the Island Ford road, near Maud post-office on the Turner 
Phillips farm ; and the other about 1 J miles northeast of the town of 
Laurens, Laurens County. At neither locality has the corundum been 
found in place, but crystals of corundum surrounded by scales of mica 
have been observed at both Gaffnev and Laurens, and at the latter 
place fragments of what had all the appearance of a mica-schist 
were found that contained crystals of corundum. (See pp. 149-150.) 

Seven to 8 miles southwest of Thomaston, Union County, Ga., 
corundum has been found on the surface over a considerable area, 
and, although it has not been found in place, some specimens of 
corundum were found enveloped in a matrix of mica-schist. (See 
p. 143.) 

Genth " has described an occurrence of corundum in Patrick 
County, Va., about 2 miles from Stuart, where it has been found in 
the mica-schists on a knob of Bull Mountain. Here the mica-schists, 
sometimes garnetiferous and gneissic, are intersected by granite, 
which separates the schist into narrow bands that can be followed 
for some distance across the country. The corundum is found asso- 
ciated with andalusite, cyanite, chloritoid, and mica. It occurs in 
rough crystals and nodules up to 1 inch in length and half an inch in 
diameter, of a grayish-white to white color and colorless. Some- 
times it is so finely divided that it appears as microscopic grains in- 
closed in the mass of associated minerals. It is readily cleaned, and 
tests made upon the cleaned product show that it is well adapted for 
the manufacture of the vitrified wheel. 

At the Calumet iron mines in Chaffee County, Colo., corundum 
crystals have been found in the mica-schists at their contact with 
intrusive dikes of diorite. 

It is quite possible that some of the corundum schists of South 
Africa, described on page 158, may be highly corundiferous facies of 
mica -schists or quartz-schists, and hence comparable to some of the 
United States occurrences described above. 

CORUNDUM IN QUARTZ-SCHIST. 

It has recently been observed that portions or bands of the crystal- 
line rocks of the southeastern part of Clay County, N. C, and the 

« Am. Jour. Sci., 3d ser., vol. 39, 1890, p. 4. 
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northeastern part of Towns County, Ga., are corundum bearing. 
These rocks vary in composition from those that are a normal gneiss 
to those that contain no feldspar and can best be described as quartz- 
schist composed of quartz and biotite mica. Some portions of the 
rock are rich in garnet, others are almost entirely free from this min- 
eral, and occasionally there are also small bands of white quartzite. 
The rocks are distinctly laminated and are frequently intersected by 
granitic dikes some of which are coarsely crystallized and of a peg- 
matitic character. These dikes are often parallel with the bedding 
of the schists, although many of them cut irregularly through the 
schists. Where these dikes are parallel to the bedding of the schists, 
the laminated structure of the latter is much more apparent. The 
general strike of these crystalline rocks is about northeast and south- 
west and the dip is about 80° NW. 

Portions or bands of these schists are corundum bearing, but they 
are irregularly defined and gradually merge into the normal rock. 
They have a relation to the normal schists similar to that of the garnet- 
bearing bands of a gneiss to the normal gneiss in which they occur. 
These bands are not veins in any sense of the word, but are simply 
portions of the same mass of crystalline rocks in which corundum 
occurs as a constituent of the rock. They vary in width from a foot 
or two to 12 or 15 feet, but in these wider bands the corundum-bearing 
portion is not continuous and is intercepted by streaks of barren rock 
and granitic dikes. The bands can be traced for a distance of 5 or 6 
miles in a northeast-southwest direction, sometimes outcropping con- 
tinuously for nearly a mile. There are at least two of these corundum- 
bearing bands which are parallel to each other and about 2 miles 
apart. The only variation that has been observed in them is in the 
percentage of corundum and garnet; otherwise they are identical. 
The amount of corundum is never large, and from determinations 
made on samples from various parts of the deposits it will not average 
over 2 to 3 per cent. 

The corundum occurs for the most part in small particles and frag- 
ments that have no regular shape and are of a gray, white, and bluish- 
white color or almost colorless. It is also in crystals which vary in 
size from some that are very minute to some that are 2^ inches long 
and about one-half inch in diameter, and that are usually fairly well 
developed in the prism zone. Suggestions regarding the origin of 
the corundum in these schists are given on pages 96-97. 

Near Teltonville, Forsyth County, Ga., surface specimens of corun- 
dum have been found that evidently originated in the quartz-schists 
of that region. 
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CORUNDUM IN AMPHIBOLE-SCHIST. 

At the Sheffield mine, in Cowee Township, Macon County, N. C, 
:*orundum has been mined in a saprolitic rock at various times for a 
number of years. In a shaft sunk to determine the depth of the 
uorundum-bearing saprolite, solid, unaltered rock was encountered. 
The shaft, which was 87 feet deep, passed through the following 
rocks: The first 12 feet (a) was through the saprolite, in which there 
were seams of kaolin; the next 2 feet (b) were corundum bearing. 
From 14 to 28 feet (c) the same saprolite was encountered; the next 2 
feet (d) were corundum bearing, followed by 10 feet (^, from 30 to 40 
feet) of the saprolite, and 2 more feet (/) that were corundum bear- 
ing. From 42 to 63 feet (g) the rock began to be less decomposed, 
and from 63 to 66 feet (A) another seam of corundum-bearing rock 
was encountered. From this point to the bottom of the shaft the 
I'ock became more and more solid, until at 77 feet {i) the fresh rock 
was encountered. These various seams in the rock are very pro- 
nounced. They dip 30° toward the west near the top, but become 
nearly horizontal near the bottom of the shaft. The seams of decom- 
posed feldspar observed in a become less and less kaolinized, until in i 
the seams are of pure plagioclase feldspar. In i there are two seams 
of corundum similar to 6, ^Z, and /, although in the fresh rock the 
corundum seams are not as pronounced as in the saprolitic rock. 
There is often a considerable amount of feldspar bordering the seams 
ot the corundum. The general trend of the rock is about N. 5° to 
10° E. 

From what could be seen of the solid and the saprolitic rocks, it is 
evident that the corundum occurs at intervals in the rock in seams a 
few feet in width. The corundum may comprise 10 per cent or more 
^i the veins, but the quantity in the rock that it would be necessary 
-o mine would probably not be over a few per cent. The actual 
«vidth of the dike is not known, but the saprolitic rock has been cut 
icross for about 100 feet in a direction nearly at right angles to its 
strike. 

The fresh rock at the bottom of the shaft is somewhat varied in 
ippearance, and though it does not show any definite gneissoid struc- 
:ure, it sometimes closely resembles it. There are streaks in the rock 
1 few inches thick, the more finely divided portions of which are dis- 
dnctly gneissoid. 

Some portions of the rock are decidedly porphyritic, and contain 
phenocrysts of a light-gray amphibole, a centimeter in diameter, in a 
groundmass of feldspar. A large part of the rock is made up, how- 
ever, of small, roughly outlined prismatic crystals of an amphibole, 
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probably hornblende, and of irregular fragments of plagioclase feld- 
^:par. The hornblende is almost black in color, but in thin splinters 
it has a bronze luster and a deep resinous color. Biotite of a deep- 
brown color occurs sparingly, and a pink garnet is rather abundant. 
This part of the rock has a gneissoid structure and contains the corun- 
dum. The corundum is of a light to a purplish-pink color and occurs 
in nodules up to "2 or 8 cm. in diameter. Some streaks in the rock 
are highly garnetiferous, and are composed essentially of garnet and 
plagioclase feldspar or of garnet and biotite. Chalcopyrite occurs 
very sparingly in these portions of the rock. Small particles of 
graphite have been observed in the coarsely crystallized portions. 

Professor Pirsson has kindly made a microscopical examination of 
this rock, the results of which are embodied in the following para- 
graphs : 

In thin section the microscx)i)e disclosed the minerals hornblende, plagioclase 
feldspar, garnet, biotite, muscovite, staurolite, and rutile. Hornblende is the 
most common, forming about two-tifths of the section, while of the remainder 
plagioclase and garnet occur in about equal quantities and the others in com- 
paratively insignificant amoimts. 

The hornblende is formless, but tends to irregular columns, almost invariably 
extended in the plane of schistosity. It has very rarely a somewhat stringy 
tendency in its cleavage, but is usually homogeneous in broad plates. Its color 
is a clear olive-brown, and it is somewhat pleochroic, but not strongly so. It 
is everywhere dotted by the small grains of garnet, which rarely show good 
crystal form. The garnet occurs associateil also with the plagioclase. 

The plagioclase occurs twinned according to the albite law only. In sections 
I)erpendicular to 010 the lamelhe show extinction as great as 30°, and the plagio- 
clase is therefore rich in lime and as basic as labradorite, which it probably is. 
It shows strong evidence of shearing movement in the rock ; it is often broken, 
exhibits rolling extinction, and the albite lamellae are curved and bent. It runs 
along the planes of schistosity between the feldspars and forms a mosaic of 
angular broken grains. 

Staurolite was found in rather broad, irregular grains, and rutile in small, 
irregular grains and well-crystallized prisms. 

Professor Pirsson has indicated that the character and structure of 
this rock, composed chiefly of amphibole, labradorite, and garnet, 
suggest most strongly that it is a metamorphosed igneous rock of the 
gabbroid family. During metamorphism the augite of the gabbro 
would be converted into the brown hornblende ; any iron ore that was 
present would be taken up by the hornblende and the garnet. The 
rutile would have resulted from the titanic acid that is a regular com- 
ponent of the- iron ores in these gabbro or diabase rocks. Staurolite 
IS a mineral that w^ould be rather naturally expected, as it is usually 
a mineral of metamorphism, and its natural home is in the schistose 
rocks. The feldspar has suffered the least (except the corundum) 
chemically, and shows only the shearing of dynamic processes. 

The corundum does not occur in crystals, but in small fragments 
and m elongated nodules, which are cracked and seamed and appear 
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have been drawn out by the shearing processes. The general 
aracter and shape of the fragments of corundum would indicate 
at they were original constituents of the igneous rock and were not 
rmed during its^metamorphism. 

The exact classification of this rock is not apparent, and it is here 
nply designated an " amphibole-schist," according to its present 
aracter. 

CORUNDUM IN CHLORITE-SCHIST. 

Besides being associated with chlorites in the peridotites and 
Toxenites, already described, corundum is found in the long belts 

chlorite-schist that traverse the country 10 or 12 miles southeast 

Webster, Jackson County, N. C. These chlorite rocks, which 

metimes attain a width of several hundred feet, are traceable for 

iles across the country. Almost the only constituent of these rooks 

a green, scaly chlorite, though sometimes there are present small 
rains of feldspar, and occasionally needles of amphibole. The 
ilorite is in small scales, never very coarse, as is sometimes the case 
1 the zones about the peridotite, and often these scales are so minute 
s to give the rock a very compact appearance. 

In one of these belts, on Caney Fork of Tuckasegee River, Jackson 
Uounty, N. C, corundum is disseminated through the chlorite for a 
lickness of 8 feet, in small, rounded masses, ranging in thickness 
'om minute grains to an inch, and there the chlorite is not so compact 
5 elsewhere. The corundum is usually wrapped with a white coat- 
ig of mica, which is a secondary mineral derived from the corundum. 
he mica is often in radiating scales perpendicular to the outer sur- 
ice of the corundum, and while in some cases it is very thin, in other 
Lses it has replaced nearly all of the corundum, leaving but a grain 
^ that mineral in the center. 

In Towns and Union counties, Ga., near the North Carolina line, 
mnerous outcrops of chlorite-schist occur on the waters of Brass- 
>^n and Arkaqua creeks, many of them corundum bearing. In 
>ine cases these schists are associated with outcrops of recognizable 
Qridotite or troctolite, but in the majority of cases only the chlorite- 
ihist is visible. To all appearance these outcrops are similar in 
laracter to those just described in Jackson County, N. C. At one 
f these localities, however, at the Track Rock Gap corundum mine, 

has been shown that the chlorite-schist is an alteration production 
f amphibolite or an amphibole-peridotite,^ specimens only i)artially 
Itered being brought to light in the deeper workings. 

In PI. Ill, yl, there is illustrated the occurrence of corundum in 
ilorite at the Corundum Hill mine, Cullasagee, Macon County, X. C. 



« King, F. P., Bull. No. 2, Geol. Survey Georgia, 1804, pp. 1)2-95. 
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CORUNDUM IN CRYSTALLINE LIMESTONE.** 

Extending from Byrani, Sussex County, X. J., to AVarwick Town- 
ship, X. Y., a distance of about 25 miles, there is a belt of limestone 
having a general northeast-southwest strike, which widens out 
toward its northern end. About 18:^8 a specimen of sapphire corun- 
dum was found at Franklin Furnace in a detached piece of rock 
composed essentially of feldspar; but, although search was made, no 
more specimens were found in this vicinity. A few years later 
sapphire corundum was found in X\nvton ToAvnship, about 6 miles 
from Franklin Furnace, embedded in a feldspar and partly sur- 
rounded bv a carbonate. Prof. W. P. Blake ^ has described the 
occurrence of red sapphire corundum in the white crystalline lime- 
stones in Vernon ToAvnship, Sussex County, X. J. The finest speci- 
mens were ruby-red in color, and the others were of various shades 
of purple. The crystals were translucent, but no transparent ones 
were observed. Dana reports the occurrence of sapphire corundum in 
these limestones near Xew^ton and Vernon, Sussex Coimty, N. J., and 
near Amity, Orange County, and Crugers Station, Westchester 
County, X. Y. 

The corundum found in these limestones of Xew Jersey and New 
York is near dikes and bosses of intrusive granite, and in the form 
of hexagonal crystals and irregular grains and masses of various 
colors — white, blue, red, purple, etc. Associated with it* are spinel, 
chondrodite, phlogopite, graphite, ilmenite, rutile, sphene, zircon, 
and many other minerals. The contact phenomena of the granite of 
Mounts Adam and Eve, in Orange County, X. Y., are described, by 
Prof. J. F. Kemp and Mr. Arthur Hollick.*^ Xumerous silica^ and 
other minerals occur in nodules or disseminated grains throogli the 
limestone, as hornblende, dark mica, augite, titanite, scapolite, pyrite, 
chondrodite, spinel, and fluorite, with occasionally sussexite, vesu- 
vianite, tourmaline, and corundum. 

The crystalline limestones of Burgess Township, Lanark County, 
Ontario, Canada, also contain small grains and crystals of rose-red 
to sapphire-blue corundum in association with quartz, feldspar, cal- 
cite, muscovite, sphene, etc. 

Dr. A. Lacroix ** has described the occurrence of corundum with 
humite, brucite, amphibole, phlogopite, scapolite, spinel, sphene, 
rutile, zircon, and other minerals, in the marbles of Mercus and Ari- 
gnac, Ariege, France. Red and blue corundum has also been found 
associated with tourmaline in the dolomite at St. Gotthard ; and the 



« Am. Jour. Sci., 1st ser., vol. 21, 1832, p. 319. 
^ Idem, 2d ser., vol. 13, 1852, p. 110. 

" Annals New York Acad. Sci., vol. 7, 1893, pp. 638 et seq. 

^ Bull. Services Carte g6ol. France, vol. 2, No. 11 ; Am. Naturalist, 1891, pp. 138-139 
(Abst). 
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extensive occurrences of large irregular masses of emery in the white 
crystalline limestone of the province of Aidin, in Asiatic Turkey, 
are well known. 

CORUNDUM IN ALLUVIAL DEPOSITS. 

The gem varieties of corundum are found chiefly in the soil and in 
gravel beds, as those of Burma, Ceylon, Siam, and. other regions of 
southern . Asia ; the saphire deposits of Lewis and Clark, Granite, 
and Deerlodge counties, Mont., and the ruby deposits of Macon 
County, N. C. Together with these are also found the commoner 
varieties of crystallized corundum. In some of these • localities the 
mineral has been traced to its origin in the crystalline rocks. 

The gravel beds represent the result of ages of concentration. 
During the time that the rocks were slowly decomposing and crum- 
bling away through the agencies of air and water, the stream beds 
furnished a natural system of sluices, in which the heavy and more 
resistant minerals were caught and retained, while the lighter mate- 
rials were carried farther down the valley. Thus, if all the material 
transported by the streams had been of about the same degree of 
fineness, there would have been an almost perfect deposition of the 
different minerals according to their specific gravity, the heavier ones 
being deposited higher up the stream and nearer their origin ; or, if 
the materials transported had been of various degrees of coarseness, 
but about the same specific gravity, there would have also been an 
almost perfect sorting of the materials according to sizes, the coarsest, 
farthest up the stream. Since both of these kinds of deposition 
have been going on at the same time, the heavy minerals and the 
bowlders and large fragments of the lighter ones are found inter- 
mingled, thus forming the alluvial gravel deposits as they are seen at 
the present time. (See PL IV, A.) 

Although the corundum gems may have been quite rare in the 
original rock, they have been concentrated in these gravel deposits, 
and are thus found in comparative abundance. Even after the 
corundum of the gravel deposits has been traced to its original source 
in the rocks, the gravels often still remain the principal commercial 
source of the gems. 

EMERY IN UNDETERMINED ASSOCIATION. 

In 1852 Dr. C. D. Hunter « observed masses of emery associated 
with crystalline corundum in granular quartz-mica aggregates at 
Crowders Mountain, in Gaston County, N. C. ; in 1875 Dr. F. A. 
Genth ^ described emery associated with the titaniferous iron ores 

«Am. Jour. ScL, 2d ser., vol. 15, 1853, pp. 373-378. 
»Rept Geol. Survey North Carolina, 1875, p. 246. 
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near Friendship, in Guilford County; it has been found asso- 
ciated with staurolite on Mine Fork of Jacks Creek, 3 miles mnth of 
Burnsville, in Yancey County : and extensive deposits hare also been 
observed 5 to 7 miles southeast of Franklin, in Macon County. 

FOREIGX OCCURREXCES OF CORUXI>I^^.« 

• 

A number of foreign occurrences of corundum, especially those that 
are of economic importance, have already been referred to in connec- 
tion with descriptions of similar occurrences in this country. There 
are, however, several other modes of occurrence of corundum of 
scientific interest that have been observed in foreign localities, but 
have not yet been found in the United States. These are briefly men- 
tioned below in order to make the list of known corundiun-bearing 
rocks as nearly complete as possible : 

Corundum-bearing rocks not found in the United State9, 

Kyschtymite. 
Diorite. 
Tonalite. 
Gabbro. 

Nepbeline-syenite. 
Syenite-pegmatite. 
Qiiartz-porpb3rry. 
Tracbyte. 
Basalt. 

.Contact zones and inclusions in igneons rocks. 
Metamorpbic fCorundnm-scbists and porpbyroids. 

iGrapbite. 

CORUNDUM IN FOREIGN IGNEOUS ROCKS. 
CORUNDUM IX KYSCHTYMITE. 

Morozewicz has differentiated what he considers a new type of 
rock and has ffiven it the name kvschtvmite, after the Kvschtvni 
district of the Urals.* The rock is medium grained and is composed 
of idiomorphic corundum of a pyramidal habit, anorthite, and 
biotite, with accessory dark-green spinel, apatite, and zircon. 

CORUNDUM IN DIORITE. 

Teller and von John ^ found corundum associated with tourmaline, 
spinel, ilmenite, rutile, biotite, and occasionally zircon, in the bor- 
ders of the quartz-mica-diorites that penetrate the gneisses and 

« This part of this paper was especially prepared by Prof. J. V. Lewis and the writer for 
Bull. No. 19, Geol. Survey North Carolina. 

*Tschermalcs mineral, u. petr. Mittheil., vol. 18, pts. 1, 2, 3, 1898, and review of same 
in Jour. Geol., vol. 7, 1899, p. 304. 

« Jahrbuch K.-I5. geol. Reichsanstalt, vol. 32, 1882, pp. 589-684. 
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schists at Klausen, in southeastern Tyrol. The same minerals were 
also found associated in the contact zones of the schists and gneisses. 
The corundum is in colorless or bluish crystals of microscopic dimen- 
sions, only the tourmaline, in fact, being visible to the naked eye. 

CORUNDUM IN TONALITE. 

Zirkel« notes the occurrence of corundum in the tonalite of the 
Eifel, Germany. 

CORUNDUM IN GABBRO. 

Andreas and Konig^ describe an extremely basic facies of saus- 
suritic hornblende-gabbro at Frankenstein, Germany, in which masses 
and streaks of magnetite, sillimanite, and tabular crystals of color- 
less corundum occur in large, allotriomorphic plagioclase feldspars. 
In every way comparable to this is the occurrence of nodules and 
masses of spinel and corundum in coarse, irregular feldspars in the 
somewhat amphibolized gabbro of Veltlin, Germany, described by 
Linck.^ Attention has already been called to the similarity of these 
occurrences to the spinel-emery in the norites of the " Cortlandt 
series " of eruptives, in Westchester County, N. Y. 

CORUNDUM IN NEPHELINE-SYENITE AND SYENITE-PEGMATITE. 

In the province of Ontario, Canada, corundum occurs as a primary 

constituent of a series of rocks which vary from a normal syenite 

through a mica, hornblende, and nepheline-syenite ; it is also found in 

a syenite-pegmatite. These syenites vary greatly in size of grain 

and mineralogical composition in different parts of the field, and in 

'^^orrie cases the syenite masses appear to merge gradually into garnet; 

but when this is the case corundum is absent in the rock. These 

^oclcs are found in the eastern portion of Ontario in three belts. 

^^ne belt lies to the north and has been traced for a distance of over 

^^ miles; to the south of this main belt are two smaller belts, one 

^ying to the southwest and the other to the southeast. It is not 

^^I>robable that these two smaller belts are connected with the larger 

"^It. in some way, perhaps in circular form ; or it may be found that 

thei^ are roughly parallel bands. The three belts taken together 

P^i"tly surround a region with a diameter of about 50 miles. These 

^'oots have been described by Mr. W. G. Miller and others in the 

^^x*ious reports of the Geological Survey of Canada and in the reports 

^* the Ontario bureau of mines, Toronto. 

Commercial deposits of corundum have thus far been found only in 
^^ normal syenites which are corundum bearing. In some of the 

« Lehrbuch der Petrographle, 1893, p. 461. 

>Abhandl. Senck. Gesell. Frankfurt, 18S8, p. 62. 

« Sitzungsber. K. preuss. Akad. Wiss. zu Berlin, vol. 6, 180:i. p. 47. 
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iiepheline-syenites a nearly transparent corundum of gem quality 
has been found. A further description of these deposits and the 
names of the companies operating corundum deposits are given on 
pages 151-153. 

CORUNDUM IN QUARTZ- PORPHYRY. 

The only instance of corundum in quartz-porphyry that has been 
noted is that described by Von FouUon « from Teplitz, in Germany. 
After subjecting the rock to the action of hydrofluoric and sulphuric 
acids an insoluble residue was obtained consisting of small grains of 
corundum. 

CORUNDUM IN TRACHYTE. 

Hussak ^ described corundum from the trachytic bombs of the vol- 
canic region of the Laacher See, in Germany. Porlig ^ found green 
corundum in a bomb from the trachyte-tuffs of Konigswinter ; and 
Dana ^ mentions a similar occurrence in bombs at Niedermendig. 

CORUNDUM IN BASALT. 

Besides the occurrence of corundum in metamorphosed inclusions 
in the volcanic rocks of the Auvergne, France, Lacroix « also found 
the mineral extensively in the rocks themselves, trachytes, andesites, 
basalts. Similar mineral associations, both in the inclusions and in 
the volcanic rocks, are described by Dannenberg/ in the trachytes, 
andesites, and basalts of the Siebengebirge, Germany. 

CORUNDUM IN CONTACT ZONES AND INCLUSIONS. 

Busz ^ has also observed corundum as a contact product of granite 
on clay-slate at Dartmoor, in Devonshire, England. Barrois* 
describes banded violet and green hornstones produced by meta- 
morphism in granite at Pont-Paul, near Morlaix, in Finisterre, 
France. The violet layers consist of biotite, magnetite, pleonaste, 
corundum, andalusite, staurolite, quartz, and pyrite, and are thougW 
to have been originall57^ a highly aluminous shale. 

« Verhandl. geol. Reichsanstalt, Wien, No. 8, 1888, p. 178 ; Am. Naturalist, 1889, p. 524 
(Abst). 

6 Sitzungsber. K. Akad. Wiss., Wien, vol. 87, 1883, p. 358. 

" Sitzungsber. Niederrhein. Gesell., Bonn, May 7, 1888. 

" System of Mineralogy, 6th ed., 1895, p. 212. 

« Sur les enclaves acides des roches volcaniques de I'Auvergne : Bull. Sec. mineral. 
France, No. 15, 1890, pp. 100-106; Am. Naturalist, 1891, p. 140 (Abst.); Mem. Acad. 
Sci., Paris, vol. 31 ; Am. Naturalist, 1895, p. 657 (Abst.). 

^Min. und petr. Mittheil., vol. 14, 1894, p. 17; Am. Naturalist, 1894, pp. 946-947 
(Abst.). 

Geol. Mag., vol. 3, 1896, pp. 492-494. 

* Bull. Soc. g^ol. France, vol. 14, 1886, p. 888, 
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Ramsay « has described corundum from the Kola Peninsula, 
iTchangel Province, Russia. A mass of nepheline-syenite occurs in 
Imptek, with border facies comparatively free from nepheline 
umptekite). On the east side this rock is bordered by sillimanite- 
neiss, between the layers of which the syenite is intruded in sheets 
i variable thickness down to microscopic dimensions; but in all 
ases the boundaries of the two rocks are clearly defined. The gneiss 
ontains, besides sillimanite, zoisite, garnet, spinel, corundum, and 
iiagnetite. The last three occur in elongated masses in quart?.- 
eldspar aggregates. 

CORUNDUM IN FOREIGN METAMORPHIC ROCKS. 
CORUNDUM-SCHISTS AND PORPHYROIDS. 

Salomon ^ found corundum in the phyllites metamorphosed by 
lartz-mica-diorite and tonalite in the vicinity of Mount Adamello, 
the Alps of Lombardy, Italy. The phyllites have been converted 
to hornstone containing cordierite, andalusite, sillimanite, tourma- 
le, spinel, zircon, corundum, and other minerals. Some layers of 
e rock are rich in corundum. 

IMolengraaf ,<' in an account of the geology of the gold fields about 
retoria, in South Africa, describes the oldest rocks as granites, 
ricite-schists, actinolite-schists, and amphibolites. x\bove these lie 
lartzites, clay slates, corundum-schists, and porphyroids, and chias- 
lite-schists, cut by diabase dikes. The corundum-porphyroid re- 
mbles feldspar-porphyry, consisting of large crystals of biotite 
id large corundum individuals in a groundmass of quartz and 
ilorite. 

CORUNDUM IN GRAPHITE. 

Wichmann^ describes corundum from the graphite of Miihldorf, 
iar Spitz, in lower Austria. Scales of graphite are found with 
>rundum in the peridotites at the Bad Creek mine, Sapphire, Jack- 
>n County, N. C., and are often associated with the corundum of 
le mica-schists of the State; and surface specimens of corundum 
)und in a region of garnetiferous mica-schists 8 miles northwest of 
affney, S. C, sometimes have scales of mica and graphite attached 
) them : but the Austrian occurrence seems to be the onlv instance 
lus far observed where the corundum is embedded in graphite. 



*Fennia, Helsingsfors, vol. 11, 1894, pp. 2, 77, 197. 

^Zeltschr. Deutsch. geol. Gesell., Berlin, vol. 42, 1890, p. 450; Tscheimuks Mineral. 

Ittheil., vol. 12, 1892. 

"Neues Jahrbuch fUr Mineral., vol. 9, 1894-95, pp. 174-291 ; Am. Naturalist, 1895, pp. 

0-471 (Abst.). 

*Verhandl. K.-k. geol. Reichsanstalt, WIen, 1884, p. 150. 

Bull. 269—06 M 5 
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MIlSnERAIiS ASSOCIATED WITH, AND AliTERATION PROD- 
UCTS OF, CORUNDUM. 

Ore deposits seldom show on the surface and in their upper por- 
tions the same mineralogical and j^hysical characteristics that they 
do at greater depths, and their outcrops are apt to be stained a 
brownish color, due to the oxidation of iron from the deposit. These 
same phenomena are observed in connection with corundum deposits, 
es])ecially those in which the mineral is associated with peridotite or 
other basic magnesian rocks. Both the alteration products of corun- 
dum and the minerals associated with corundum will vary accord- 
ing to the type of rock in which the corundum occurs and to the 
extent of alteration that the inclosing rock has undergone. Thus 
in granite, syenite, or gneiss the associated minerals would l)e radi- 
cally different from those occurring with corundum in peridotites. 
Moreover, the minerals resulting from the alteration of the mineral 
constituents of the original rock will be more numerous and very 
different in the peridotites (the basic nuignesian rocks) from those in 
the first-named, more acid rocks. Although corundum is one of the 
most stable minerals at the earth's surface, as is well illustrated bv 
the fragments of this mineral that are found in the stream and river 
"gravels exhibiting no sign of chemical alteration at their surface, yet, 
on the other hand, conditions have existed that have brought about 
extensive alterations in the corundum even when found in place, this 
being illustrated by the finding of many undoubted pseudomorphs 
after corundinn. 

These associated minerals of corundum are readily divided into 
groups as follows : 

1. Primary or original minerals. 

2. Minerals that are the result of contact metamorphism. 

3. Minerals that have been produced by regional metamor])hism. 

4. Minerals that are due to the alteration of the foregoing minerals. 

5. Minerals that are the direct result of the alteration of corundum. 
1. The primary or original minerals which accompany corundum 

include those minerals that are constituents of the rock in which the 
corundum occurs, together w^ith any primary accessory minerals oc- 
curring in this rock. Thus thei^e will be a great variation in the 
primary minerals according to the type of rock in which the corun- 
dum occurs. Where corundum occurs in gneiss and granite, beyond 
the mineral constituents of the rock, there would be usually garnet, 
magnetite, pyrite, zircon, and rarely monazite and sodalite. 

Where corundum occurs in the peridotites and other basic mag- 
nesian rocks, the rock constituents are entirely different, consisting 
mostly of olivine, magnesia amphiboles, pyroxenes, and rarely pla 
gioclase feldspar, while the accessory primary minerals are usually 
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romite and spinel, the former having been found in nearly every 
ridotite that has been examined. These in turn are different from 
e minerals in other rocks, such as the limestones. 

2. The minerals that have been produced by contact metamorphism 
ill, in some instances, include the corundum itself and other min- 
als, such as biotite, muscovite, garnet, staurolite, tourmaline, rutile, 
c. These minerals would result in such cases as that described on 
ige 53, where corundum is found in a zone of biotite, which is the 
suit of contact metamorphism produced by the intrusion of the 
rzburgite (saxonite) on the gneiss. 

3. The minerals produced by regional metamorphism would be 
3se found with corundum in rocks such as the schists and gneisses, 
d would include biotite, muscovite, amphibole (uralite), silliman- 
, cyanite, etc. 

L From the minerals mentioned in these three groups others would 
produced by direct or indirect alteration. The minerals resulting 
an the alteration of the mineral constituents of granites, syenites, 
eisses, schists, etc., are not abundant, as neither these mineral;^ 
r the corundum itself has usually suffered any very great alteration. 
e feldspar is sometimes more or less kaolinized, and this would rep- 
ient the chief alteration product. 

>. Minerals that are direct alterations of corundum are not com- 
m, the principal ones being diaspore, muscovite, and magnetite, 
ith the peridotites and other basic magnesian rocks, however, 
i alteration products are much more numerous, and thus the asso- 
ted minerals of corundum, which are directly the result of the 
eration of the mineral constituents of the peridotite, are also 
merous. These, again, will depend upon the character of the 
ridotite or other basic magnesian rock as to whether it is dunite, 
uposed almost entirely of chrysolite (olivine), or enstatolite, com- 
sed almost entirely of enstatite, or one of the other peridotites or 
roxenites, which are composed of two or more minerals. 
The primary minerals occurring with the corundum also cause a 
nsiderable variation in the alteration minerals, as, with feldspar, 
olin will be a common alteration product, and, more rarely, such 
nerals as wellsite and chabazite, two zeolites found at Buck 
•eek mine. Clay County, N. C. At nearly all of the corundum 
posits occurring in the peridotites, pyroxenites, and amphibolites 
me minerals of the chlorite or clintonite groups are common altera - 
>n products, and there is a noticeable absence of any quantity of 
lartz or of the micas of the muscovite group. There is, however, a 
nsiderable variation in the minerals associated with the corundum 
various localities. Thus corundophilite, which has been so com- 
only observed associated with corundum and emery at the locali- 
^ in Asia Minor and at Chester, Mass., has not been identified in 
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North Carolina or (leorgia; but, on the other hand, clinochlore is the 
common chlorite found associated with corundum in these States. 
Then, again, zoisite is a very conmion associated mineral at some of 
the localities in North Carolina and Georgia, while epidote is almost 
entirely wanting. Of the feldspars, albite and oligoclase are the 
more abundant associates in North Carolina and Georgia, while 
anorthite is more commonly associated with the conmdum in other 
localities. Another noticeable difference is in the mineral diaspore, 
the hydrous oxide of aluminum, which is very commonly associated 
with the corundum in Asia Minor and at Chester, Mass., b.ut which 
up to the present time has been identified at but one locality in 
North Carolina, and then there was but one specimen reported. It 
may be, however, that the diaspore is formed in minute quantity as 
a direct hydration of corundum. This would account for the water 
that is shown in many analyses of corundum and would also explain 
the comparative softness of some specimens of corundum. 

Another very commonly associated mineral of corundum and 
emery is margarite, which occurs perhaps as universally as any of the 
directly associated minerals. It occurs very abundantly with the 
emery at Chester, Mass., with the corundum at many localities in 
North Carolina and Georgia, and with the corundum in California, 
and it is in some cases due to the direct alteration of corundum. 

The carbonates are extremely rare associated minerals of corun- 
dum, except when corundum occurs in limestone. In the peridotite 
and pyroxenite rocks there are traces of magnesium carbonate 
observed, developed in the cracks of the rocks, and at a few localities 
crystals of aragonite have been found. 

Phosphates are sometimes observed in the zone of alteration 
products, and in a number of localities, as at Corundum Hill, Macon 
County, N. C, and the Bad Creek mine. Sapphire, N. C, crystals of 
apatite were found that measure nearly 1^ inches in length and half 
an inch in diameter. 

Some of the minerals known to occur with corundum have been 
found only at one locality, such as wellsite, a new mineral described 
from the Buck Creek mine, Clay County, N. C, and a number of the 
vermiculites, as lucasite, kerrite, willcoxite, etc. 

There is given in the following table an alphabetical list of the 
minerals that have been found associated with corundum at the vari- 
ous localities in the United States. As far as possible it is indicated 
whether the minerals are primary associated minerals, rock constitu- 
ents, or alteration products. It has also been indicated whether the 
mineral has been found at only one locality. 
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34. Diopside (var. pyroxene). Uock constituent. 

35. Disthene (or cyanite). In jjneisses and schists. Regional metamorpliisui. 

36. Dudleyite (vermieulite). Bnolt Creels mine, North Carolina. In peridotite. 

Alteration product. 

37. Edenite (var. amphibole). Kock constituent. 

38. Enstatite. Rock constituent. Primary. Alteration product. 

39. Epidote. In peridotite and amphibolite. Alteration product 
Euphyllite. See Paragonite. 

40. Fibrolite (or sillimanite). Rock constitutent. Regional metamorphism. 

41. B^uchsite (var. muscovite). Georgia and North Carolina. In peridotite. 

42. Gahnite. With corundum in gravels at Cowee Creek, North Carolina. 
Garnet. See varieties. Contact metamorphism. 

43. Garnierite (var. Genthite). Georgia and North Carolina. In peridoti^*^^- 

Alteration product. 

44. Genthite. Georgia and North Carolina. In peridotite. Alteration produ^^^^^ 

45. Gibbsite. Pennsylvania. In seri^entine. Alteration product. 

46. Graphite. In schists and gneisses. Product of metamorphism. 

47. Hematite. Constituent of emery. Primary. In peridotite. Alterati^^*^^ 

product. 

48. Hornblende (var. amphibole). Rock constituent. 

49. Hyalite (var. opal). North Carolina. In peridotite. Alteration product. 

50. Hypersthene. Rock constituent. 

51. Ilmenite (or menaccanite). North Carolina. In peridotite. Primary. 

52. Kammererite (var. penninite). Georgia and North Carolina. In peridotit^^ t^- 

Alteration product. 

53. Kaolin (or kaolinite). In feldspar. Alteration product. 

54. Kerrite (vermiculite). North Carolina. In peridotite. Alteration produci^^ct 

55. Labradorite. North Carolina. Primary. In peridotite and amphibo^crrDle 

schist. 

56. Lazulite. North Carolina. Alteration product. 

57. Lepidolite. Greenwood, Me. In mica-schist. Regional metamorphism. 

58. Limonite. Georgia, North Carolina, Massachusetts, and Pennsylvani^^^^- 

Alteration product. 

59. Lucasite (vermiculite). North Carolina. In peridotite. Alteration pro^^*'^- 

net. 

60. Maconito (vermiculite). Nortli Carolina. In peridotite. Alteration pro-^^^^ 

net. 

61. Magnesite. Georgia and North Carolina. In peridotite. Alteration produ^^^^- 

62. Magnetite. Constituent of emery. In peridotite. Alteration product. 

63. Margarite. California, Georgia, North Carolina, Massachusetts, and Pen ^=^" 

sylvania. In peridotite, amphibolite, etc. Alteration product. 

64. Marmolite (var. serpentine). North Carolina. In peridotite. Alteraticr:^^ 

product. 

65. Meerschaum (or sepiolite). North Carolina. In peridotite. Alteraticr^^ 

product. 

66. Meionite. North Carolina. In peridotite. Alteration product. 

67. Muscovite. Rock constituent. Contact and regional metamorphism. k\^^ 

alteration product of corundum. 

68. Oligoclase. Rock constituent. Primary mineral in corundum vein in peri- 

dotite. 

69. Opal. North Carolina. In peridotite. Alteration product 

70. Orthoclase. Rock constituent. 

71. Painter ite (vermiculite). Pennsylvania. Alteration product. 

72. Paragonite (euphyllite variety). Union ville, Pa. Alteration product 
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and excellent results have been obtained in the manufacture of sap- 
phires and rubies.** 

In 1851 De Senarmont ^ obtained rhombohedrons of corundum bv 
heating a solution of aluminum chloride qr nitrate in a sealed tube 
to 350° C. During the same year Ebelmen "" produced hexagonal 
plates of corundum by exposing to a very high temperature in a por- 
celain kiln a platinum crucible containing one part of amorphous 
alumina and three or four parts of borax. Carbonate of soda can 
replace the borax in this preparation of corundum. By the addition 
of small quantities of different metallic oxides, various colors of 
corundum were obtained. 

In 1857 Gaudin ^ found that after heating a closed crucible con- 
taining equal parts of alum, sulphate of potash, and charcoal before 
the oxyhydrogen blowpipe corundum was one of the products of the 
reaction. 

Eisner ^ obtained red crystalline grains of corundum by fusing 
before the oxyhydrogen blowpipe anhydrous alumina with bichro- 
mate of potash. 

H. Saint-Claire Deville and Caron,^ in 1858, produced magnificent 
hexagonal plates of corundum by heating to a white heat for an 
hour anhydrous aluminum fluoride in the bottom of a charcoal cruci- 
ble, suspended in the center of which was a cupel of the same mate- 
rial filled with boric acid. By adding a little chromium fluoride in 
varying amounts, red, blue, or green corundum was obtained. 

In the year 1861 Debray-^ found that corundum was formed by 
passing a slow current of chlorhydric acid over aluminate of soda at 
a red heat, or over a mixture of aluminum phosphate and lime. He 
also produced crystals of corundum by melting phosphate of alumina 
with three or four times its weight of potassium or sodium phosphate. 

Hautefeuille,'^ in 1865, produced corundum crystals by slowly pass- 
ing hydrofluoric-acid gas, previously diluted with nitrogen and steam, 
over amorphous alumina heated to a bright red in a platinum tube. 



« Bourgeois, L., Reproduction artificielle des mineraux : Encyclop^ie chimique, vol. 2 ; 
Kunz, G. F., On the new artificial rubies : Trans. New York Acad. Scl., October 4, 1886. 

^Comptes rendus, Acad. Sci., Paris, vol. 32, 1851, p. 762; L'lnstitut (Paris), 1851, p. 
165 ; Annalen Chem. und Pharm., vol. 80, p. 214 ; Pharm. Centralbl., 1851, p. 518. 

" Annates de chim. et de phys., 1851, vol. 33, p. 34. 

<* Comptes rendus, Acad. Sci., Paris, vol. 44, p. 999; L'Institut, 1857, p. 110; Jour. 
Prakt. Chem., vol. 70, p. 381 ; Bull. Univ. de Gen&ve, vol. 34, p. 68 ; Jahrbuch fiir Mine- 
ral., 1857, p. 444. 

« Jour. Prakt. Chem., vol. 17, p. 175. 

t Comptes rendus, Acad. Sci., Paris, vol. 46, 1858, p. 764 ; L'Institut, 1858, p. 133 ; 
Annalen Chem. und Pharm., vol. 108, p. 55 ; Jour. Prakt. Chem., vol. 74, p. 157. 

<' Comptes rendus, Acad. Sci., Paris, vol. 52, 1861, p. 985; L'Institut, 1861, p. 105; 
Annalen Chem. und Pharm., vol. 120, p. 184; Jahrbuch fiir Mineral., 1861, p. 702; Bull. 
Soc. Chimique, 1865. 

* Annales de chim. et de phys., vol. 4, 1865, p. 153. 
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Gaudin," during 1869, obtained corundum by the decomposition of 
potash alum by charcoal, and also by fusing amorphous alumina in 
the oxyhydrogen blowpipe flame. The melt, when cooled, has the 
hardness of corundum, but a specific gravity of only 3.45. 

Fremy and Feil * produced a corundum in 1877 by fusing together 
minium (2PbO.Pb02) and alumina in siliceous earthen crucibles. 
In this reaction a lead aluminate was first formed, and this, uniting 
with the silica of the crucible, formed a lead glass, liberating at the 
same time the alumina, which crystallized out as corundum in the 
form of hexagonal plates. The specific gravit}^ of these crystals was 
4.0-4.1. By the addition of a chromium salt a ruby corundum was 
produced which had the color and hardness of the natural ruby and 
which, like the natural ruby, was decolorized temporarily by heating. 
They also obtained corundum in the form of sharply crystallized 
rubies by fusing together in a clay crucible, covered with another 
inverted one, equal weights of alumina and barium fluoride with a 
little potassium bichromate.^ 

St. Mennier ^ in 1880 heated to redness in a porcelain tube alumina 
chloride, magnesium, and water vapor, and obtained a very minute 
crystal which resembled corundum, but he was not able to determine 
it exactly. By substituting zinc for the magnesium in a similar 
experiment, and also by leaving out the metal altogether, similar 
results were obtained. 

In 1882 H. Grandeau ^ obtained corundum in the same manner as 
Debray in 1861, and he called attention to the formation of a double 
phosphate of alumina and potash with the corundum. 

By treating freshly precipitated alumina, Al3(OH)3, at a tem- 
perature of 300°, with water containing a trace of ammonium fluor- 
ide, Bruhms^ in 1889 obtained small hexagonal crystals of corundum 
with pyramidal terminations. 

Lacroix ^ has shown that by the destruction of acid inclusions in 
certain magmas, as basalts, trachytes, and andesites, corundum, zircon, 
diaspore, etc., were produced. He states that this may be the origin 
of the corundum and zircon in Haute-Loire. 

Friedel^ in 1891 described experiments in which amorphous alu- 
mina was heated in a closed tube in a solution of soda to a tempera- 

" Comptes rendus, Acad. Sci., Paris, vol. 85, 1877, p. 1029 ; Dana, Mineraloiry, 1892, 
p. 213. 

* Pouqu6 and L6vy, Synth, min. et roches, p. 223. 

" Pouqu6 and L^vy, Synth, min. et roches, p. 223 ; and Comptes rendus, Acad. Sci., 
raris, vol. 90, p. 701. 

"Comptes rendus, Acad. Sci., Paris, vol. 95, 1882, p. 921. 

•Neues. Jahrbuch fiir Mineral., vol. 2, 1889, p. 62; Am. Naturalist, July, 1890, p. 071. 

'Bull. Soc. frang. de mineral., vol. 12, 1890, p. 100. 

"Bull. Soc. frang. de mineral., vol. .14, 1891, p. 7. 



74 CORUNDUM, ITS OCCURRENCE AND DISTRIBUTION. 

ture of 530®. In this reaction the excess of alumina separated out as 
corundum. When the temperature was raised to 400° only diaspore 
was produced, at 450° to 500° both corundum and diaspore were 
obtained, and at 530° to 535° only corundum. When the soda con- 
tains a small amount of aluminum and calcium carbonates small 
crystals of calcite are obtained with the corundum. 

By the action of alumina, with more or less potash, and barium 
fluoride heated to a very high temperature in an earthen crucible, 
Fremy « obtained in 1891 ruby corundum that was well crystallized, 
clear, and of a brilliant color, potassium bicarbonate having been 
used as a coloring matter. Corundum ^ has also been produced by the 
action of aluminum chloride on lime. 

Some of the more instructive artificial productions of corundum 
are those which have been obtained from molten magmas whose 
chemical composition was approximately that of known rocks. This 
synthetic production of corundum has aided very materially in solv- 
ing the problems relating to the origin of corundum in nature. 

Hautefeuille ^ has described the production of corundimi by dis- 
solving alumina in nepheline, whence resulted a vitreous paste from 
which many hexagonal plates of corundum separated. 

Morozewicz^ in his recent elaborate work on the Experimental 
Investigation of the Formation of the Minerals in an Igneous Magma 
describes the formation of corundum from many of the magmas 
that were supersaturated with alumina. The supersaturated alumina- 
silicate magmas have the general composition MeOmAlaOgnSiOo 
(Me=K2, Nag, Ca, but not Fe or Mg; n=2 — 13). These magmas 
in cooling, when magnesia and iron are not present, throw out all 
their excess of alumina (over m=l) in the form of corundum crys- 
tals. (See also p. 89.) 

In the crystallization of an anorthite-nepheline magma which did 
not contain any magnesia, the principal products were corundum, 
anorthite, and nepheline. 

Another interesting method of producing corundum is in the reduc- 
tion of certain of the rarer metallic oxides by the aid of powdered 
metallic aluminum, corundum being one of the products of the 
reaction, which is dependent upon the strong afiinity of the aluminum 
for oxygen. In this reaction the metallic oxides are mixed in a 
refractory crucible with finely powdered aluminum and barium 
peroxide, the latter containing an excess of oxygen and being readily 

• Synthase des Rubis (Paris), 1891. 
» Dana, Mineralogy, 1892, p. 213. 

" Bull. Soc. frang. de mineral., vol. 13, p. 147 ; Am. Naturalist, Nov., 1890, p. 1076. 
<* Tschermaks mineral, und petrog. Mittheil., vol. 18, 1898, pp. 1-90, 105-240; and 
review of same in Jour. Geology, vol. 7, 1899, pp. 300-313. 
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ignited. Barium peroxide is also added to the top of the mixed 
oxides and aluminum, and then a little more of the powdered 
aluminum is placed on top of the barium peroxide. The barium 
peroxide is readily ignited by a wax taper or other fuse, and the 
Heat generated, together with the excess of oxygen, is sufficient to 
ignite the powdered aluminum. This at once oxidizes, and the 
reaction continues throughout the mixture in the crucible, the alumi- 
num i*eadily taking up the oxygen from the metallic oxides present 
and reducing them to pure metallic state. The heat generated by 
the reaction leaves the mass in a molten condition, the metals settling 
to the bottom and the alumina separating out as corundum. Metals 
such as chromium, titanium, tungsten, vanadium, molybdenum, etc., 
that it was formerly considered almost impossible to reduce to the 
metallic state, can now be obtained with comparative ease and at 
small expense. The corundum obtained varies in color and is 
dependent to a certain extent upon the- metallic oxide reduced ; thus 
in the reduction of chromic oxide the resultant corundum slag is 
ruby red; of nickel oxide, it is blue; of titanium oxide, it is brown; 
and of manganese oxide, it is yellow to greenish yellow. 

Within the last four years a process has been devised for manu- 
facturing corundum out of bauxite. This method consists essentially 
of subjecting the bauxite to very great heat in an electrical furnace. 
The idea that bauxite can be changed into corundum by intense heat 
is not new, for in 1861 Prof. T. Sterry Hunt, of the Geological Survey 
of Canada, in an article on " The origin of some magnesium and 
aluminous rocks,"** described the occurrence. of bauxite at Baux, in 
the south of France, and stated that " by an intense heat this sub- 
stance is converted into crystalline corundum resembling emery in 
its physical character." 

Corundum is now being made commercially from bauxite by the 
Norton Emery Wheel Company at their plant at Niagara Falls, N. Y. 
The principle of their method is the heating of bauxite in a specially 
constructed furnace about 4i feet in diameter, using some of the 
bauxite itself as a lining for the furnace. Before the bauxite is added 
to the furnace it is thoroughly heated, in order to drive oif not only 
the moisture, but also the water of composition, so that the product 
actually added to the furnace is a nearly anhydrous aluminum oxide. 
The heat generated is sufficient to fuse the bauxite, which recrystallizes 
as corundum. The pig as it is taken from the furnace has an outer 
layer of nearly unaltered bauxite. A portion of the corundum is 
well crystallized in hexagonal plates, which are very similar in form 
to those obtained in the reduction of the metallic oxides, as described 
above. 

« Am. Jour. Sci., 2d ser., vol. 32, 1861, p. 288. 
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ORIGIN OF CORUNDUM IN IGNEOUS ROCKS. 

That there are several modes of origin of corundum would seem 
clear from the various ways in which it occurs, as shown in its asso- 
ciation with plutonic and metamorphic rocks, such as granites, 
gneisses, and crystalline schists, and with the basic magnesia rocks, 
which have been described above. Alumina is now known to be 
soluble in many basic magmas, and as these cool corundum separates 
out. Furthermore, not only can the manufactured hydrous oxide of 
aluminum be converted into corundum by means of heat and pressure, 
but also the mineral bauxite, the natural hydrous oxide of aluminum. 

From what has been stated under the section on modes of occur- 
rence of corundum it is seen that there are many widely separated 
localities which contain rocks in which corundum is one of the 
essential constituents and not simply an accessory mineral. Thus 
there have been described corundum-syenites from India,'' Russia,^ 
Canada,*^ and Montana,*^ corundum-pegmatite from Russia,^ and plu- 
masite, an oligoclase-corundum rock, from California.^ 

It is very evident, then, that there are magmas that contain an 
excess of alumina, just as there are magmas with an excess of silica, 
and that the alumina separates out as corundum in the same manner 
that silica separates as quartz in granitic rocks. 

The different methods of formation of the corundum associated 
with the various rocks in the United States are discussed in the fol- 
lowing paragraphs. 

ORIGIN OF CORUNDUM IN PERIDOTITE. 
REVIEW OF LITERATURE. 

Although many writers in their papers on the occurrence of corun- 
dum and the peridotites mention what they consider might be the 
probable origin of this mineral, they do not take up any discussion 
of the problem. 

In 1872, Mr. C. U. Shepard,^ in an extended article on the corun- 
dum of North Carolina and Georgia, describes the occurrences of 
corundum and chrysolite, the associated minerals, and what he calls 
the development of the " strata," which " exhibit the following order 
of formations: (1) Chrysolitic rock somewhat mixed with anthophyl- 
lite; (2) a layer of micaceous rock; (3) a seam of chalcedony; (4) a 

" Man. of Geol. India, Economic Geol., pt. 1, 1898, and Mem. Qeol. Survey India, vol. 
30, pt. 3, 1901. 

*» Experimentelle Untersuchungen iiber die Bildung der Minerale Im Magmas : Tsclier- 
maks mineral, und petrog. Mittheil., 1898, pp. 1-90, 105-240. 

« Kept. Bureau of Mines, vol. 8, 1899, pt. 2, p. 207. 

^ See p. 48. 

« Bull. Dept. Geol., Univ. California, vol. 5, No. 8, pp. 219-229. 

TAm. Jour. Sci., 3d ser., vol. 4, pp. 109-114, 175-177, 1872. 
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stratum of chloritic rock (ripidolite) ; (5) the same, through which 
the corundum is regularly diffused, sometimes in narrow veins or 
widening out to several feet." Nowhere in this article does he suggest 
the probable origin of the corundum. 

Mr. J. Lawrence Smith,* in describing the occurrence of corundum 
associated with the peridotites of North Carolina and Georgia, speaks 
of all the localities of corundum that he has observed or examined as 
exhibiting certain prominent characteristics eonmion to all, but with 
each locality having its own peculiar characteristics. He says that in 
all cases, however, the masses of corundum give evidence of having 
been formed by a process of segregation, which he has described in a 
memoir ^ on the Asia Minor emery, and that by the exercise of homo- 
geneous and chemical attractions the minerals which constitute and 
are associated with emery were separated out from the calcareous 
rock before it consolidated. 

Dr. F. A. Genth,*^ although not touching directly on the origin of* 
corundum or giving any evidence to sustain his statement, says that 
"' at the greiit period when the chromiferous chrysolite beds were 
deposited a large quantity of alumina was separated, which formed 
beds of corundum ; " that the corundum was subsequently acted upon 
and altered and changed into various minerals ; that the " veins " 
of chlorite, etc., are alterations of the original mass of corundum; 
and that the corundum might be found in a less altered or wholly 
unaltered condition when the vein was explored below the action of 
surface influences. In speaking of the corundum crystals embedded in 
the chlorite, Doctor Genth says the crystals " appear to have formed 
after a great portion of the original corundum has changed into 
chlorite, as if there had been an excess of alumina ready for combina- 
tion, which, not finding a supply of the requisite amount of silicic 
acid and bases, had again crystallized as corundum.'' 

In an article on corundum and its associated rocks Mr. C. D. 
Smith ^ points out, but does not discuss, the facts that led to his 
belief in the igneous origin of the peridotites. He calls attention 
to the occurrence of corundum chiefly in chlorite veins and says: 
'* The chlorite seems to have been first crystallized ; and then the 
alumina, of which the corundum is composed, was evidently in a 
state of solution and must have permeated the chlorite either in 
thermal waters or steam." The only points given to sustain this 
theory are that plates or scales are sometimes inclosed in the corun- 
dum and that corundum has been observed that conforms in its faces 
and general shapes to the chlorite that is present. The other points 



•Am. Jour. Scl., 3d ser., vol. 6, pp. 180-186, 1873. 
* Idem, 2d ser., vol. 10, p. 354, 1850. 
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bearing on the origin of the corundum that he undoubtedly had in 
mind he does not mention in his article. Doctor Smith also states 
that he found " chrysolite attached as an enveloping matter to con- 
siderable masses of corundum." He makes, however, apparently no 
further mention of this occurrence in any of his writings. 

In a description of the " Jenks corundum mine " Mr. R. W. 
Raymond ^ calls attention to the occurrence of transparent nodules 
of corundum in a matrix of the same material, and also of the great 
variation in the appearance of the corundum from the different 
veins. One of the veins has produced more of the gem material, 
while it contains but few large masses of the corundum. 

Mr. A. A. Julien, in a paper published in 1882,^ considers the corun- 
dum in all cases a secondary or alteration product, and explains all 
the phenomena of alteration in the veins by the introduction of a 
solution of soda and alumina into the fissures during the period of 
alteration and metamorphism, believing at the time that the peri- 
dotite was of sedimentary origin. 

In an article commenting on Julien's theory regarding the origin 
of the peridotites, Wadsworth,*^ in speaking of the corundum, says 
that it is looked upon as a secondary mineral, and not, as Genth held, 
as the primary material from which many minerals originated. 

Mr. T. M. Chatard^ made a very careful chemical study of the 
material collected across the contact between the gneiss and the 
peridotite at Corundum Hill. He points out as a result of his chem- 
ical analyses that, starting from the gneiss, there is a progressive 
increase of magnesia in the vein material as the peridotite is 
approached, and that there is an approximate decrease in the per- 
centage of alumina. According to these analyses the series from the 
section across the vein are divided into three groups — aluminum 
silicates, aluminum-magnesium silicates, and magnesium silicates. 
The middle term of this chemical series is also the middle number 
of the field series. He regards the corundum as an accessory mineral, 
frequently not being found at all in the vein and sometimes in but 
small quantity, and therefore to be considered as the result of a 
certain balance between the magnesium and the aluminum silicates, 
which have by their union produced the chlorite and the vermiculites. 

In describing the occurrence of corundum in Chester County, Pa., 
Mr. J. P. Lesley ^ says that it seems difficult to imagine its excessive 
compact hardness as produced in any other way than by heat. 

« Trans. Am. Inst. MIn. Engs., vol. 7, 1879, 89. 

»Proc. Boston Soc. Nat. Hist, vol. 2, 1882, p. 141-149. 

<- Science, vol. 3, 1884, p. 486. 

d Bull. U. S. Geol. Survey No. 42, 1887, pp. 45-63. 

• Geol. Survey Pennsylvania, C4, p. 352, 1883. 
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The report « of Mr. J. V. Lewis on " Corundmn and the basic mag- 
nesian rock in North Carolina " is mainly a report of field observa- 
tions and does not take up any discussion of facts bearing on the 
origin of the corundum, though many points of interest and impor- 
tance are brought out regarding the alterations of the peridotite and 
of the character of the vein and vein materials, and also concerning 
the alteration of corundum. 

Mr. F. P. King,^ in his report on the corundum deposits of Georgia, 
which is principally devoted to the description of localities, occur- 
rences, and varieties of corundum, etc., comes to the conclusion that 
corundum is an accessory mineral and that its. presence is occasioned 
by an excess of alumina present in the rock masses, "chrysolite, 
gneiss, and hornblende-gneiss." This is explained by the alteration 
of these rocks into magnesium silicates, alkaline salts, and ferro- 
silicates, which, in conjunction with the carbonic acid of percolating 
waters, would dissolve the combined alumina and produce on crystal- 
lization all the minerals associated with corundum, and when the 
alumina is in excess would produce corundum itself. 

As has been shown, a number of theories concerning the origin of 
the corundum have been advanced. With one exception, however, 
they were all prior to the numerous and elaborate experiments that 
have been made by different investigators on the solubility of alumina 
in a molten basic glass and the separating out of corundum and 
spinel crystals from this molten glass on cooling. They were also 
prior to Vogt's ^ very important investigations into the igneous origin 
of certain ore deposits. All these experiments have aided very mate- 
rially in solving the numerous problems in relation to the origin of 
many of the ores; and in the present investigation the facts proved 
by these experiments have been of exceptional assistance in the com- 
piling of evidence to substantiate the theory proposed. 

RELATIONS OF CORUNDUM TO PERIDOTITE. 

In all the field observations a careful search was made to find the 
corundum directly in contact with the peridotite, and this contact was 
observed at one locality. At the Egypt mine, on the western slopes 
of Sampson Mountain, about 10 miles west of Burnsville, in Yancey 
County, N. C., several specimens have been found with the corundum 
crystals entirely surrounded by granular peridotite (dunite), and 
without any of the chloritic minerals usually present with the ccrun- 
dum. (See fig. 8, p. 33.) Both the peridotite and the corunaum 
We altered somewhat, the conmdum having a little muscovite 
developed on its basal termination, while the peridotite is stained 
^.yellowish brown and is rather friable. The specimens that were 
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examined were collected by Mr. U. S. Hayes, who was prospecting 
in the vicinity of the mine, and were loaned to the author by Mr. 
J. V. Lewis,'* who has described this occurrence. There was no min- 
ing being done when this locality was visited by the writer, but 
miners living in the vicinity, who have worked in the mine, report 
the finding of many fragments of corundum in the peridotite similar 
to the one here figured. 

Although this is the only locality where the corundum has been 
found directly in peridotite, it has been observed in serpentine, which 
is the commonest alteration product of the dunite variety of perido- 
tite. At the Cullakeenee mine. Buck Creek, Clay County, N. C, 
corundum was found that was bordered with serpentine. Some of 
the specimens observed show the small particles of corundum either 
entirely or partially surrounded by serpentine and the whole mass of 
corundum and serpentine surrounded by clinochlore. In another 
specimen a streak of corundum about an inch wide lies between two 
zones of serpentine from a quarter to three-quarters of an inch wide, 
and these in turn are bordered by a talcose and enstatite rock. 

Crystallized corundum has been observed where the crystals, one 
end of which merges into the massive corundum, project out beyond 
the mass, and these projecting portions are often partly or entirely 
surrounded by chlorite ; in other cases separate corundum crystals are 
embedded in the chlorite. The best crystals of corundum have been 
found at Corundum Hill, Macon County, N. C, where they occur in 
the conditions just mentioned. 

Many of the crystals, especially those free from alteration and de- 
composition, or those only slightly altered, are usually well developed, 
with smooth, even faces and sharp edges. 

In a number of the mines corundum is found in contact with and 
surrounded by spinel. At the Carter mine, near Democrat, Bun- 
combe County, N. C, the corundum is found in masses of white and 
pink color, intergrown with a greenish -black massive spinel. In thin 
splinters the spinel is of a very handsome emerald-green color. The 
masses of the corundum and spinel are partially surrounded by a 
deep-green chlorite, which latter has also in places been developed in 
small greenish scales between the corundum and spinel, though the 
contact of the spinel and the corundum is usually sharp and distinct, 
showing no sign of alteration. The presence of minute scales of 
greenish chlorite is still more rare in the corundum and spinel 
near the junction of these minerals with the external mass of the 
chlorite. All the massive corundum shows the characteristic part- 
ing lines, and the spinel shows distinctly the conchoidal fracture. 



« Oeol. Survey N. C, Bull. No. 11, 1896, p. 60. 
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A massive, coarsely to finely granular spinel is found at the Corun- 
dum Hill mine, Macon County, N. C, having disseminated through 
it small grains and fragments of pink and white corundum. The 
spinel and the corundum are closely associated with chlorite, which 
is here more generally developed between the corundum and the spinel 
and in the spinel (between the granules) than it was at the Carter 
mine. The spinel in the mass appears black, but in small splinters it 
shows a greefi color. 

The corundum is found in the peridotite in two different relations, 
one in the zone of alteration products developed at the contact of the 
peridotite and the gneiss, and the other in a similar zone of altera- 
tion products, bounded on both sides by the peridotite. 

The line of contact between the zone of alteration products and 
the gneiss was very sharp and distinct in all the border veins exam- 
ined. The minerals developed between the corundum-bearing zone 
and the peridotite are of great abundance and different from those 
between this zone and the gneiss. In the veins that are entirely 
within the mass of the peridotite, the zones of alteration products 
are the same on each side of the seam of corundum and similar to 
those on the peridotite side of a border vein. These phenomena are 
described and illustrated on pages 28-33. 

The appearance and character of the veins vary according as they 
are border veins or interior veins. In an interior vein the approxi- 
mate trend of the vein is toward the center of the mass of peridotite. 
As these veins penetrate the mass they usually grow less and less in 
width until they pinch out. This is especially a prominent feature 
at Buck Creek, Clay County, N. C, and at Laurel Creek, Rabun 
County, Ga. 

In a border vein, however, the corundum seems to extend down- 
ward indefinitely along the line of contact. Supplementary veins 
are often encountered branching off from a border vein toward the 
center of the peridotite, and these, like the true interior veins, grow 
less and less in width until they pinch out entirely. This variation 
in the occurrence of the corundum in the different veins has been 
observed by many of those who have prospected for and mined corun- 
dum in this region. 

THEORY OF ORIGIN IN PERIDOTITE. 

The theory advanced in this paper is that the corundum was held 
in solution in the molten mass of the peridotite when it was intruded 
into the country rock and that it separated out among the first min- 
erals as the mass began to cool. 

The peridotite magma holding in solution tlie chemical elements 
of the different minerals would be like a saturated liquid, and as it 
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began to cool the minerals would crystallize out, not according to 
their infusibility, but according to their solubility in the molten 
magma. The more basic portions, according to the general law of 
cooling and crystallizing magmas, being the most insoluble, would 
therefore be the first to separate out. These would be the oxides con- 
taining no silica, which in the present case would be chrome spinel 
and corundum. 

Morozewicz" has shown by some very important experiments that 
molten glass of a character similar to the basic magnesian rocks would 
dissolve alumina readily, and as this molten mass began to cool 
corundum and spinel were the first minerals to separate out. Accord- 
ing to this, the corundum and spinel would be the first to crystallize 
or solidify out from the molten mass of the peridotite as this began 
to cool, and this crystallization would take place first on the outer 
border of the mass, because here it would cool first. Convection cur- 
rents would then tend to bring a new supply of material carrying 
alumina into this outer zone, and when this was reached crystalli- 
zation would take place and the alumina would be deposited as 
corundum. 

This is essentially the idea advanced by Becker ^ in a paper on 
fractional crystallization of rocks, and where this process has taken 
place in dikes and laccolites a concentration is observed of the earlier 
and more basic minerals at their outer boundar3\ 

The more basic the magma the more fluid it is apt to be, and the 
more tendency there is for this process to take place, as is shown by 
many well-known instances of the separation of ilmenite, pyrrhotite, 
etc., from gabbro magmas, as described by Vogt,*^ Adams,** and others. 

Fig. 12 is a diagrammatic vertical cross section of the writer's idea 
of the appearance of a mass of peridotite soon after its intrusion into 
a gneiss, the peridotite holding a large amount of alumina in solu- 
tion, which afterwards separated out as corundum. In this figure the 
corundum zone has been greatly exaggerated in order to better illus- 
trate the cross section. The corundum would be concentrated toward 
the borders of the peridotite, and would make a sharp and nearly 
regular contact with the gneiss. With the peridotite, however, the 
contact would sometimes be sharp and regular; at other time^ theru 
would be an irregular line of contact and masses of the corundum 
would penetrate into the peridotite. 

The rapid erosion to which the rocks in this mountain region have 
been subjected would readily wear them down to their present condi- 
tion, represented by the dotted lines in fig. 12. 

« Zeitschr. ftir KrystaU., vol. 24, 1895, p. 281. 
* Am. Jour. Sci., 4th ser., vol. 4, 1897, p. 259. 
<^ Zeitschr. fQr prak. Geol., Nos. 1, 4, and 7. 1893. 

<* Paper read before the Gen. Mln. Assoc, of the Prov. of Quebec, Montreal, Jan. 12, 
1894. 
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there occur masses of block corundum, large rough crystals, small 
well-deTolopiid crvstnls, and particles or grams of corundum 

The diffpren tint ion of the basic pendotite magma, upon coolmg, is 
umilar to what Vogt" and Adams'' haie described m the case of the 
separation of sulphide deposits from a molten gabbro magma The 
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segregation or concentration of these ores is usually near the contact- 
of the gabbro with the gneiss and is always sharply separated from. 
the gneiss. While there is sometimes a distinct line of separation 
between the ore and the gabbro. at others there is a gradual transition 
from the ore to the pure giibbro. It niiglit l)e expected that tlie 
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corundum would be found surrounded by the peridotite, but, as was 
stated on page 80, there is but one locality known to the author where 
the corundum is found thus directly surrounded. The absence of any 
general occurrence of the corundum in peridotite is readily explained 
by the ease with which the peridotites themselves suffer decompo- 
sition. 

The corundum concentrated in the peridotite near its contact with 
the gneiss, where the thermal waters coming in contact with the heated 
masses would have the best chance to act, would furnish alumina 
for reacting with the magnesian minerals to form the aluminum- 
magnesium silicates found surrounding the corundum. That the 
peridotites decompose very readily is apparent from the numerous 
specimens of these rocks found completely surrounded by foreign 
material that must have been formed at their expense. The corundum 
has been found in serpentine, but this is often surrounded by chlorite. 

The descriptions of the cross sections of the corundum veins, given 
on pages 30-32, are similar to those described by Shepard,* Chatard,'' 
and Lewis,^ and show practically the same sequence. 

As the peridotite and the corundum began to alter and decompose 
under the influence of atmospheric agencies and thermal solutions, 
there would be formed a series of decomposition minerals on the 
peridotite side of the vein and only a few on the gneiss side. The 
decomposed material that would be found on the gneiss side of the 
vein would vary according to the amount of the peridotite that had 
been held between the corundum and the gneiss (fig. 13). The com- 
mon decomposition product surrounding the corundum is chlorite 
(clinochlore) or a further alteration of the mineral to vermiculite. 

Between the corundum embedded in chlorite and the gneiss tliere 
is often very little and at times no chlorite or vermiculite developed, 
the corundum-bearing portion of the zone being apparently in direct 
contact with the gneiss (6 of cross section, fig. 6, p. 31). 

In the interior veins the alteration products developed are the 
same on both sides of the corundum- bearing zone and are in most 
cases nearly an exact reproduction of the peridotite side of a cross 
section of a border vein (figs. 6 and 7). This demonstrates that the 
gneiss had little or no influence in the formation of the alteration 
products of the border veins. 

The analyses of Chatard,** which show the chemical character of the 
vein to increase in magnesia and decrease in alumina as the peridotite 
is approached, are in accord with the present theory regarding the 
formation of the alteration products. 



•Am. Jour. Scl., 3d ser., vol. 4, 1872, p. 111. 

•Bull. No. 42, U. S. Geol. Survey, 1887, p. 40. 
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The penetration of molten material carrying corundum into the 
gneiss during the differentiation of the molten peridotite would 
explain the occurrence of any corundum found in the gneiss adjoin- 
ing a border vein. There is a similar occurrence of the sulphides 
penetrating into the gneiss during the cooling and differentiation of a 
molten gabbro, which is well illustrated in Vogt's** article and has 
been reproduced by Adams.^ 

SUMMARY. 

This theory of the igneous origin of the corundum associated with 
the peridotites is in accord with the field observations and laboratory 
experiments of Morozewicz ^ and Logorio ^ on the solubility of alu- 
mina in a molten basic glass, and the separating out of the corun- 
dum and spinel as the first minerals when the glass began to cool also 
gives strong support to the igneous theory of the origin of the 
corundum here advanced. 

Thus both the facts observed in the field and those obtained in the 
laboratory point to the same conclusion regarding the origin of the 
corundum associated with the peridotite rocks. 

At Pelham, Mass., and at Bad Creek, Sapphire, N. C, where the 
corundum is found in a zone of biotite between the harzburgite (sax- 
onite) and the gneiss, it is undoubtedly the result of contact meta- 
morphism of the igneous rocks on the gneiss. 

At a number of the corundum veins in these peridotite rocks, feld- 
spar, which is undoubtedly one of the original minerals of the rock 
and not a secondary product, is found associated with the corundum. 
There is a marked difference noticed in the associated minerals when 
the feldspar is present ; chlorite is not thoroughly developed, and en- 
statite is not so common, while margarite is quite abundant and zoisite 
is not uncommon. These last two minerals are rarely met with at 
tho corundum veins which are free from feldspar. 

The separation of alumina from these peridotite magmas has given 
rise to some interesting problems ^ bearing directly upon the occur- 
rence of the associated minerals spinel, chromite, and feldspar in a 
corundum vein. 

At the various peridotite localities in North Carolina and Georgia 
the following phenomena have been observed : 

1. Peridotite rocks containing small particles and grains of chro- 
mite, but no corundum or spinel. 

2. Peridotite rocks containing deposits of chromite (which upon 

« Zeitschr. ftir prakt. Geol., Nos. 1, 4, and 7, 1893. 

"Am. Jour. Scl., 4th ser., vol. 4, 1897, p. 422. 

'^ Loc. cit. 

" Zeitschr. fOr Krystall., vol. 24, 1895, p. 285. 

« Pratt, J. H., Am. Jour. Sei., 4th ser., vol. 8, 1898, p. 227. 
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analysis showed a variable per cent of alumina and magnesia), but 
no corundum or spinel. 

3. Peridotite rocks containing chromite, corundum, and spinel. 

4. Peridotite rocks containing chromite and corundum, but no 
spinel. 

5. Peridotite rocks containing corundum and feldspar. 

A brief review of these phenomena in the order stated gives the 
following conclusions : 

1 and 2. Of the analyses of the chromites that have come under the 
writer's notice, all but two show the presence of alumina and mag- 
nesia in varying quantities. In some of them the percentage of alu- 
mina and magnesia is very large, and whereas in the ordinary chromite 
the formula may be represented by 9(FeO,Cr203), (MgO,Cr203), 
2(MgO,Alo03), at one locality near Webster, Jackson County, N. C, 
a chromite (mitchellite) was found which had the formula 
(FeO,Cr203), (MgO,Cr203), 2(MgO,Al203). Thus, when there is 
considerable chromite found in these rocks there is usually no corun- 
dum, or at most but a trace of corundum present ; and from what has 
been said above regarding the analyses of chromite, it would seem to 
be the case that when there is but little alumina and only a small 
excess of magnesia in peridotite magmas which contain considerable 
chromic oxide they unite to form the spinel molecule, and that this 
molecule, instead of separating out independently as the mineral 
spinel, enters into combination with the FeO,Cr203 molecule in the 
mineral chromite. 

3. At a few of the peridotite localities both corundum and spinel 
have been found, as at the Corundum Hill mine, Macon County, N. C., 
where a fine-grained, almost black spinel occurs, through which are 
scattered particles and masses of corundum ; and at the Carter mine, 
near Democrat, N. C., where there is a great abundance of corundum 
and a green-black spinel. In peridotite magmas of this type it would 
seem that there has been an excess of magnesia present, which has 
united with a portion of the alumina present to form the molecule 
MgO,Al203, which separated out as spinel. The remaining portion 
of the alumina formed corundum. Undoubtedly there is a strong 
affinity between magnesia and alumina, which tends to form the 
spinel molecule; but in these peridotite magmas it is only the excess 
of magnesia over that required for the normal magnesian silicates that 
has united with the alumina. Except alteration products, there are 
no alumina-magnesia silicates found in these rocks, which shows that 
in magmas of this type there is no tendency for the alumina to unite 
with the magnesia in forming double silicates. 

4. At most of the peridotite localities there has been no spinel at all 
observed, but there is often a considerable quantity of corundum 
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found. The chromite at all these localities shows the presence of a 
certain percentage of alumina and magnesia. Thus the small excess 
of magnesia unites with a definite amount of the alumina, but instead 
of separating out as spinel it separates out in the chromatic molecule, 
as previously mentioned. The greater part of the alumina separates 
out as corundum. 

5. In a number of these peridotite formations feldspar has been 
found, which is undoubtedly one of the original minerals of the rock 
and not a secondary product. At the CuUakeenee mine. Buck Creek, 
Clay County, N. C, there is at one of the border corundum veins a 
large amount of feldspar and hornblende which have separated out 
with the corundum. Again, at the Bad Creek mine. Sapphire, Jackson 
County, the corundum is found associated with feldspar and biotite 
mica. In both places they are lime-soda feldspar, and this occurrence 
of feldspar and corundum in a peridotite rock indicates that the molten 
magma contained some of the alkali and alkali-earth oxides, as NagO, 
KjO, and CaO ; that a portion of the alumina united in the formation 
of the feldspar molecule, and that the rest of it separated out as 
corundum — these minerals separating out from the still molten 
magnesian magma. In a magma of this type there is present a large 
amount of magnesia, which forms the magnesian silicates, but 
apparently has no tendency to unite with the alumina to form the 
spinel molecule; but, on the other hand, the small amount of the 
alkalies and alkali-earth oxides do unite with a definite amount of the 
alumina to form the feldspar molecule. This, again, would seem to 
indicate that in the presence of a certain amount of the alkali and 
alkali-earth oxides and silica, provided there is enough silica present 
to unite with both these oxides and the magnesia, there is no tendency 
for the magnesia to unite with the alumina to form any type of mag- 
nesia-alumina minerals. That the feldspar in these peridotites is a 
contemporaneous mineral with the corundum and not due to its 
alteration is clearly demonstrated by the examination of thin sections 
of the rock under the microscope, which shows the sharp, angular 
masses and fragments of corundum embedded in the feldspar, and 
also the intimate mixture of the feldspar and the corundum with large 
porphyritic feldspar crystals in a groundmass of the finer-grained 
olivine. Dr. G. H. Williams « has investigated a feldspathic perido- 
tite of eastern Maryland, and his investigations are in accord with the 
conclusions drawn above — that the feldspar is older than the olivine 
and separated out from the still molten magnesian magma. He 
says : ^ ^' The structure of these rocks is therefore quite an exceptional 
one for the family of peridotites; first, on account of the porphyritic 

« Bun. U. S. Oeol. Survey No. 28. * Ibid., p. 53. 
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character, which is rare in members of this class; and, second, because 
of the unusual position of the olivine in the groundmass, indicating 
that it is here the youngest instead of the oldest constituent, as is 
generally the case." 

As has been stated on page 74, Morozewicz** has described the 
formation of corundum from a number of magmas that were super- 
saturated with alumina. The supersaturated alumina-silicate mag- 
mas had the general composition MeO,mAl203,nSi02(Me=K2, Naj, 
Ca, and n=2 — 13). In these magmas, on cooling, all the excess of 
alumina (over m=l) separates out in the form of corundum crystals, 
this taking place when magnesia and iron were not present. 

In these experiments the silicates that were used to form the 
magmas were for the most part those of calcium, sodium, and potas- 
sium. When alumina was present in them in excess of m=l, it 
would separate out in the form of corundum;, but when the magma 
was not saturated with alumina or m was equal to 1 or less, all the 
alumina was used up in the formation of double silicates. When 
magnesia was present, the excess of alumina united with the mag- 
nesia to form the mineral spinel, and if not enough magnesia was 
present to unite with all of the alumina some corundum was formed. 
When there was an excess of silica, or n was greater than 6, the 
excess of alumina united with the silica to form the mineral silli- 
manite, and if alumina still remained it separated out as corundum. 
When, however, magnesia and iron are present with the excess of 
silica and alumina, cordierite and spinel are the minerals formed. 

From these experiments it would seem that when a magma is com- 
posed of silicates of the alkali and alkali-earth metals — sodium, potas- 
sium, and calcium — the alumina dissolved in this magma will, to a 
certain point, unite to form double silicates of alumina with these 
other bases; but when the ratio of alumina to these bases is greater 
than 1 : 1 the excess of alumina will separate out as corundum, except 
"when influenced as just described. Magnesia, it would seem, does 
xiot have so strong an affinity for the formation of silicates, and 
'when present in the magmas influences the separation of alumina as 
ci double salt of magnesia and alumina in the formation of the 
mineral spinel, or with an excess of both alumina and silica in the 
presence of iron in the formation of the mineral cordierite. 

In some earlier experiments Morozewicz ^ has shown that alumina 
"will readily dissolve in a molten magma having a composition 
approximately that of the basic magnesian rocks, and that upon 
cooling the alumina separates out as corundum and spinel. 

^ ■M_] |_ _L ■-■■■■ I I ■ 

•Tschermaks mineral, u. petrogr. Mittheil., vol. 18, 1898, pp. 1-90 and 105-240. 
•Zeitschr. fttr Krystall., vol. 24, 1895, p. 281. 
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There seems to be but little tendency for the alumina to unite with 
the magnesia to form the double silicates, except where the magma 
contains but little magnesia and some iron, where the mineral cor- 
dierite is found, or with the magnesia alone to form the mineral 
spinel, MgO,Al203, except when there is an excess of MgO, when 
some spinel is formed ; but the greater portion of alumina separates 
as corundum. This would seem to show that the affinity of mag- 
nesium for silica in the formation of a silicate molecule is stronger 
than for alumina to form the aluminate molecule. 

From what has been observed in nature and from the experiments 
that have been made in the laboratory, therefore, it seems that thet 
separation of alumina as corundum from molten magmas is depend — 
ent upon the composition of the chemical compounds that are th^ 
bases of the magmas, upon the oxides that are dissolved with tlk.o 
alumina in the magma, and upon the quantity of alumina itself, an <fl 
that the following conclusions are justified : 

1. When the magma is a calcium-sodium-potassium silicate, n^o 
alumina held in solution by such a magma will separate out as corui:^- 
dum, except when the ratio of the alumina to the other bases is mo:i:-e 
than 1 : 1 and the ratio of the silica is less than 6. 

2. If magnesia and iron are present in the magma thus compose cS, 
corundum will not form unless there is more than enough alumina "tro 
unite with the magnesia and iron. 

3. When the magma is composed of a magnesium silicate without 
excess of magnesia, all the alumina held by such a magma will sepa- 
rate out as corundum. 

4. Where there is an excess of magnesia in the magma just de- 
scribed, this excess of magnesia will unite with a portion of the 
alumina to form spinel and the rest of the alumina will separate 
out as corundum. 

5. Where there is chromic oxide present in a magma composed 
essentially of a magnesium silicate (as the peridotite rocks) and only 
a very little alumina and magnesia are present, these, uniting, sepa- 
rate out with chromic oxide to form the mineral chromite, and no 
corundum or spinel is formed. 

6. When peridotite magmas contain, besides the alumina, oxides of 
the alkalies and alkali earths, as soda, potash, and lime, a portion of 
the alumina is used in uniting with these oxides and silica to form 
feldspar. 

7. There is a strong tendency for the alumina to unite with the 
alkali and alkali-earth oxides to form double silicates like feldspars, 
whether such silicates form the chief minerals of the resulting rock 
or are present only in relatively small amount. There is, however, 
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but little tendency for the alumina to unite with magnesia to form 
double silicates when the magma is a magnesium silicate. 

In the following table these same phenomena have been summar- 
ized in a way that perhaps makes the various results stand out more 
prominently. 

Separation of alumina from molten magmas,^ 



Mag^ina silicatea. 



Car-Na-K (silicates) 



DifoolTed oxides. 



Minerals formed. 



AI^Os: R=l : 1 Comndum. 

-1- excess SiO, Sillimanite. 

R brother bases. 



(Mg,Pe)Si04 



Spinel. 

Corundum. 

Cordierite. 



AljOs-MgO-FeO 

-f- excess Al^Og 

+ excess SiO, 

/AlA 

No excess MgO 

AljOj Spinel. 

-|- excess MgO \ Ck)rundum. 



>Corundum. 



4- excess AljOa 

Al,0,-Cr,Os . - . 

No excess MgO 



U 



AlA-CrA--- 
-f excess MgO 



CaO-NajO-AUOj-SiO., 

, + excess AI2O3 j Corundum. 



Do. 

Do. 
Chromite. 

r Corundum. 
IPicotite. 
jMitchellite. 
IChromite. 

Plagioclase ft^ldspar. 



It is very evident that there are a series of magmas that contain 
an excess of alumina, just as there are magmas containing an excess 
of silica, and that the alumina separates out as corundum according 
to the same laws that govern the separation of silica as quartz in 
granitic rocks. 

In the case of the amphibolites and pyroxenites the general laws 
given above will apply to the separation of the alumina as corundum 
from these rocks when they were in a molten condition. As they are 
for the most part in narrow dike-like formations instead of lenticular 
masses, the corundum would be generally distributed through them 
rather than concentrated along their borders. 



« For comparison see on p. 94 the origin of corundum in plumasite. 
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ORIGIN OF EMERY IN AMPHIBOLITE AT CHESTER, MASS. 

It is difficult to decide from an examination of the amphibolite 
and the surrounding rocks at Chester, Mass., whether the amphibolite 
is of sedimentary or igneous origin, for some indications point to one 
and some to the other ; hence it is not improbable that some portions 
of this band of amphibolite, which extends across the State, may have 
been formed in one way and other portions in the other way. Profes- 
sor Emerson has examined this belt of rocks for practically its entire 
distance across the State, and while he is inclined to consider the 
amphibolite of sedimentary origin, he does not, if I understand him 
correctly, see anything antagonistic to the view that at least a portion 
of it is an intrusive igneous rock. I have examined only that portion 
of the amphibolite adjacent to the emery vein, and from my observa- 
tions I have come to the conclusion that this part of the amphibolite 
band is an igneous rock that has been intruded into the schists 
along their line of weakness, and that the magnetite and emery are 
the first minerals to separate out from this magma. The reasons that 
have led me to this conclusion are given briefly in the following 
paragraphs. 

The position of the amphibolite, with a dip of practically 90°, 
lying between the Rowe and the Savoy schists, which would have been 
a line of least resistance, suggests an igneous origin. What seems to 
me opposed to the acceptance of a sedimentary origin for this broad 
band of amphibolite is the separation oPthe vein of emery and mag- 
netite from the sericitic schist on the east by a band of the amphibo- 
lite, varying in width from a few feet to 18 feet, which, as far as can 
be judged superficially, is identical in every way with the amphibo- 
lite on the west of the vein. Yet, if the amphibolite and emery are of 
igneous origin, it would naturally be expected that emery would occur 
on the west side of the amphibolite, but none has been found there, 
although it is not certain that it does not occur. 

Only a small amount of carbonates has been found in connection 
with the amphibolite and emery — no more than could readily be 
accounted for as secondary minerals. 

Moreover, chromite has been found in connection with the serpen- 
tine that is associated with the amphibolite, some of which serpentine 
is undoubtedly an alteration of this rock. The presence of the chro- 
mite in the serpentine is to me a very good indication of its igneous 
origin, and of its being the alteration product of a basic magnesiaD 
rock. This, then, would indicate the existence of former masses of » 
basic magnesian rock which have been changed into serpentine, the 
serpentinization continuing into the amphibolite for some distance. 

The emery is not continuous along the strike of the vein, but occurs 
in a series of pockets in the vein that dip about 30° to the north. ^ 
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>lng from one pocket to another along the strike there is often noth- 
g to indicate the vein but a small seam of chlorite. The pockets are 
most continuous in the direction of the so-called dip and hold this 
ip very constantly. 

It seems to me that this portion of the amphibolite band was an 
pieous mass intruded after the formation of the sericitic schists, and 
ither after or at the time when these schists were already tilted to 
heir present position, and that the emery bed is the result of the dif- 
erentiation of components of the mass that were held in solution by 
he igneous magma. 

The theory that Professor Emerson « proposes is also probable 

That the emery-magnetite vein was originally a deposit of limonite which wjis 
ormed by the replacement of limestone and into which alumina was carried by 
Qfiltrating solutions and deiwsited as allophane and gibbsite. The subsequent 
letamorphism of the bed, although it may well have been intimately connected 
Pith the extremely violent mechanical forces to which the strata have been sub- 
ected, was largely completed before these forces had ceased their activity, as is 
hown by the jointing and brecciation of the magnetite and emery. * * * 
'he less altered ferruginous limestone below was changed into the-epidotic 
mphibolite. 

Many points that can be noticed support this conclusion, but these 
Iso indicate an igneous origin for the amphibolite. No fresh per- 
dotite rocks have been observed in this section, and the nearest are 
>robably across the Connecticut River at Pelham, where an igneous 
lass of saxonite occurs. However, as stated above, the presence of 
hromite in the serpentine associated with this amphibolite seems 
;ood evidence that the serpentines have an igneous origin, and it 
s very probable that they are alterations of former masses of an 
ntruded peridotite. 

If any deep mining is undertaken on the emery, new evidence may 
•e brought to light that will determine decidedly what may have been 
he origin of these amphibolites and emery deposits. 

ORIGIN OF CORUNDUM IN NORITE. 

The emery variety of corundum, which is found associated with 
ke norites in the vicinity of Peekskill, Westchester County, N. Y., 
bows a gradual transition of the spinel (pleonaste), iron ore, and 
niery into the normal norite. It is not at all unlikely that the 
Bgregated masses of these basic minerals are the products of dif- 
erentiation of the molten norite magma by which the basic portion 
i the magma has been concentrated near its outer surface and makes 

gradual transition toward the center to the more acid norite. 
Phis occurrence would be similar to that of the pyrrhotites which 
lave separated out from the norites of Xorway, as described by 



• Mon. U. S. Geol. Survey, vol. 29, 1898, p. 145. 
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Vogt." In that case the pyrrhotite is concentrated toward the bordei' 
of the norite, and there is at some places a gradual transition from 
the pure pyrrhotite through pyrrhotite-norite to the pure norite, 
while at others there is a sharp contact between them. 

ORIGIN OF CORUNDUM IN PLUMA8ITE. 

Plumasite has been described on page 43 as an oligoclase-corundum 
rock which is either a separate dike rock cutting through the perido- 
tite, or is a differentiated zone that has separated out from the 
original peridotite magma. Whichever of these two may be the exact 
origin of the oligoclase-corundum rock, it is very evident that the 
corundum has separated from a molten magma which contained the 
chemical compounds of plagioclase feldspar with an excess of alumina. 
Upon the cooling of this magma a sufficient portion of the alumina 
would be utilized in forming the oligoclase molecule, and only the 
excess would separate out as corundum. This would take place 
whether the magma had simply the composition of a medium acid 
plagioclase with an excess of alumina, or whether the magma had 
principally the composition of olivine with a certain amount of 
alkalies, liihe, and alumina, the three latter in sufficient quantity to 
make the Oligoclase molecule with an excess of alumina. This forma- 
tion of the corundum is in accord with the experimental work of 
Logorio. 

ORIGIN OF CORUNDUM IN MONCHIQUITE. 

The sapphires which are found in the monchiquite of Yogo, Mont., 
are all of some shade of blue, and they occur rather sparingly 
in the rock ; but, from their sharp, distinct crystals and their general 
distribution in this rock, it is just as evident that they have crystal- 
lized out of a molten magma as that the well-formed phenocrysts of 
feldspar in porphyry have crystallized out from a molten magma. 
As stated by Prof. L. V. Pirsson,'' however, the general character of 
the rock shows that it could not originally have been sufficiently rich 
in alumina to have allowed a general separating out of corundum. 
The molten magma during its intrusion undoubtedly took up great 
quantities of inclusions from the sediment through which it passed. 
The Belt formation, consisting of clay shales of great but unknown 
thickness, probably underlies the limestones of this district, and the 
included fragment of these shales would be the source of the alumina 
of the sapphires. 

It may be, as some believe, that the Belt formation is absent, but 
it is known that the Cambrian beds, which contain almost every 

« Zeltschr. fiir prakt. Geol., Nos. 1, 4, and 7, 1803. 

"•Plrsson, L. V., Geology of Little Belt Mountains, Montana: Twentieth Ann. Bep** 
U. S. Geol. Survey, pt. 3, 1898-99, p. 554. 
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3le variety of calcareous, siliceous, and argillaceous rocks, do 
•lie at this location the rocks exposed at the surface, and these 
i probably be capable of furnishing material that could be the 
e of the sapphires. The parallel dike of nearly similar rock 
1 cuts the limestones about 600 feet north of the sapphire dike 
not, however, contain any gems, and this has been thoroughly 
►ected. It may be that the shales of the Belt formation underlie 
mestone and Cambrian rocks in such a position as to be cut by 
ipphire dike and that they stop before reaching a point where 
•arallel dike has been intruded. Such beds of shale would be 
ly shattered by the intrusion of igneous rocks, and portions of 
lattered shales would naturally be included in the intrusive mass. 
5 included fragments of shale would be dissolved by the molten 
la, its heat being very naturally maintained, as it is in the form 
L intruded mass. Local a^as would be formed in the magma 
should be very rich in alumina, and as the magma began to cool 
idum crystals would separate out in these alumina-rich areas, 
a formation of the corundum is in accord with the laboratory 
iments, as described under the artificial production of corundum, 
he form of the crystals is also in accord with that of pyrogenetic 
idum. •* 

. W. H. Weed « makes the following statement r€^arding the 
us origin of these sapphires : 

s apparent from a study of the sapphires themselves that they crystaUlze 
the rock ; but it is also evident that partial resorption took place before 

lonsolldatlon, since many of the sapphires show deeply corroded surfaces ; 

are rounded masses whose crystalline outline is nearly effaced, while 

of them are surrounded by a blackish crust. If the molten rock could 

7e the sapphires at this stage, it is certain that it could dissolve clay 

as well. 

has been stated, the upper portion of these dikes is thoroughly 
>d and decomposed, so that their original character is obscured, 
hey are now ocherous, clayey bodies. Where the dikes are less 
(iposed they begin to have a brecciated appearance, which is 
iibtedly due to the fragments of limestone that have been broken 
uring the intrusion of these dikes through the limestone. At 
IS varying "from 30 to 50 feet the unaltered rock begins to be 
intered. 

ORIGIN OF CORUNDUM IN METAMORPHIC ROCKS. 
ORIGIN IN AMPHIBOLE-SCHIST. 

LB occurrence of corundum in the amphibole-schist of Cowee Val- 
tfacon County, N. C, has been described in detail on pages 57-59. 

rock is composed chiefly of labradorite, amphibole, and garnet, 

■ . . ■ — . 

• Twentieth Ann. Kept. U. S. Geol. Survey, pt. 3, 1898-99, p. 458. 
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with staurolite and rutile, muscovite, and biotite as accessory minerals. 
The labradorite of this rock is often broken, exhibiting rolling extinc- 
tions, and the albite lamellae are curved and bent, strongly indicating 
a shearing movement in the rock. The corundum does not occur m 
crystals, but in small fragments and in elongated nodules, which are 
cracked and seamed, as if they had been drawn out during the shear- 
ing process. The staurolite is in rather broad irregular grains, and 
the rutile in small irregular grains and well-crystallized prisms. 

From the character and structure of this rock, as noted above, it is 
very probably a metamorphosed igneous rock of the gabbroid family. 
During metamorphism the augite of the gabbro would be converted 
into the brown hornblende. Any iron ore that was present would be 
taken up by the hornblende and garnet. The rutile would have 
resulted from the titanic acid that is a regular component of the iron 
ores in these gabbro or diabase rocks. Staurolite is a mineral that is 
rather naturally expected, as it is usually a mineral of metamorphism, 
and its natural home is in the schistose rocks. The feldspar has suf- 
fered the least chemically (except the corundum), and shows only 
the shearing of dynamic processes. The general character and shape 
of the corundums would indicate that they were original constitu- 
ents of the igneous rock and were not formed during its meta- 
morphism. 

ORIGIN OF CORUNDUM IN QUARTZ-SCHIST. 

These rocks, which are found in Clay County, N. C, and in Rabun 
County, Ga., are described at length on pages 55-56. They vary 
from those that are a normal gneiss to those that contain little or no 
feldspar, and they can be best designated as quartz-schist. 

The corundum occurs for the most part in small particles and frag- 
ments that have no definite shape, and are of a gray, white, and 
bluish-white color to almost colorless. It is also in crystals varying 
in size from minute ones to some that are 2^ inches long and about 
one-half an inch in diameter, which are usually fairly well developed 
in the prismatic zone. 

It is probable that these schists are the result of the metamorphism 
of sandstones and shales formed from alluvial deposits of many 
thousand feet in thickness, that were formerly the bed of the ocean. 
By lateral compression these have been folded and raised into the 
mountain ranges of this section. That these were much higher than 
at the present time is very evident from the granitic dikes that are of 
deep-seated origin. By decomposition and erosion the mountains 
have been worn down tc their present condition, thus exposing the 
schists in contact with granitic dikes which have aided in their thor- 
ough metamorphism. The shales were rich in alumina, which pos- 
sibly was in the form of bauxite, and during their metamorphism 
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Ihe excess of the alumina crystallized out as corundum. This mineral 
has crystallized out along the planes of lamination, so that during 
the subsequent weathering of the rock the corundum has been left in 
knotty nodules, studding the surface of the rock and giving it the 
appearance of containing a high percentage. 

This view of the conversion of rich aluminous shales or bauxite 
into corundum is strengthened by the experiments made in the arti- 
ficial production of corundum from bauxite, a hydrous aluminum 
oxide, by means of very great heat and pressure in an electrical fur- 
nace, as described on page 75. 

I>ISTBIBUTION OF CORUNDUM IN THE UNITED STATES. 

Although there are many localities throughout the United States 
where corundum has been found, only a few of these contain this min- 
eral in quantity, and still fewer give evidence of developing into 
commercial deposits. Most of the corundum that has been mined in 
the United States for abrasive purposes has been obtained from the 
Eastern States, principally from Massachusetts and New York, which 
furnish the emery variety, and from Georgia and North Carolina, 
which furnish corundum. During the last two years the corundum 
deposits of Montana have been developed, and their product has been 
put on the market. The sapphire variety of corundum has been 
mined quite extensively in Montana, and to a more limited extent in 
North Carolina. The general location of the corundum deposits of 
the United States is indicated on the map, PI. I. With the excep- 
tion of a few localities in Montana, two in Colorado, one in Idaho, 
and one or two in California, all the known occurrences of corundum 
in the United States are confined to the Appalachian belt. 

In the following descriptions of localities, those that contain the 
sapphire variety are first taken up, then those containing corundum, 
and last, those containing emery. 

SAPPHIRE OR GEM CORUNDUM. 

RUBY. 

Sapphire or corundum gem occurs in the mines in three forms : First, 
^ crystals, of which there are two distinct forms, ( 1 ) hexagonal prisms 
terminated by rhombohedrons and pyramids, sometimes with basal 
plane, the larger crystals being often rounded or barrel shaped, and 
(2) flat, tabular crystals, where the basal plane is very largely devel- 
oped; second, as transparent colored portions of larger massive 
pieces of corundum ; third, as nodules of finer and clearer material 

Bun. 269—06 M 7 
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in a mass of cleavable corundum, often having the appearance of 
rolled pebbles when separated from the mass of corundum. 

The most important of the sapphire gems is the oriental ruby, 
which varies from rose, pinkish, dark red, and -purplish to pigeon- 
blood color, the most highly prized. The rubies are very likely to 
be flawed, and when examined maiiy of the cut stones are found to 
contain flaws of one character or another. The stones are often so 
cut that these flaws are distinguishable only by the aid of a magnify- 
ing glass. 

The finest rubies of pigeon-blood color are those found in the 
Mogok district, about 90 miles north-northeast of Mandalay, in 
upper Burma. Small but fine rubies, often, however, of a pink color 
or a purplish tint, are found at Ratnapoora, in Ceylon, and of a 
dark-red color, similar to that of a garnet, in Siam. The rubies of 
the Burma district are found in place in limestones, but the mining 
is confined almost entirely to the gravels. 

NOBTH CAROLINA. 

At the Corundum Hill mine, CuUasagee, N. C. (see description, 
p. 117), various shades of ruby-gem corundum have been found. 
Two of the best rubies of good color that have ever been found at 
this mine are in Clarence S. Bement's collection. There are also 
a number of fine ones in the United States National Museum at 
Washington. Many of the smaller crystals of various shades of 
pink to red are transparent near the outer surface and near their 
extremities, and from these small gems can be cut ; but few that are 
worth $100 have been obtained from them. These smaller crystals 
are usually well developed and have a clean-cut form. The faces 
commonly developed on these are the base c (0001) ; the unit prism, 
m (1010); the unit rhombohedron, v (lOil), and the pyramid, n 
(2243), more rarely observed. 

The North Carolina locality for corundum gems which has attracted 
the most attention is the tract of land between the Caler Fork of 
Cowee Creek and Mason Branch, tributaries of the Little Tennessee 
River.** This tract is situated in Macon County, almost 6 miles 
north of the town of Franklin. The nearest railroad station is Dills- 
boro, Jackson County, on the Southern Railway, about 12 miles to the 
east. The bottoms of the vallevs are about 2,500 feet above sea level, 
and the mountain peaks or knobs in the inmiediate vicinity rise to a 
height of 3,000 or 3,500 feet. 

In the gravels of Caler Fork Valley pieces of crystals of red corun- 
dum were picked up by the people of the district, which led to the 
driving of two or three tunnels with the expectation of striking the 
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vein and finding the corundum in sufficient (luantity for connnercial 
purpose?. Work in this direction was soon abandoned, and for a 
number of years there were only prospecting and a little mining for 
the red corundum for gem purposes. 

Systematic search, however, finally revealed the fact that ruby 
corundum was to be found in the gi'avels of Caler Fork Valley for a 
distance of 3 miles. In 1895 the American Prospecting and Mining 
Company, of New York, bought out the old claims and began work 
on a systematic basis. The property owned by the company is a large 
tract on both sides of Caler Fork of Cowee Creek and nearly all the 
land in the northern part of the watershed of Mason Branch, a total 
area of about 5,000 acres. 

The gravels in which most of the rubies have been found are cov- 
ered by soil averaging about 2 feet in depth, but varying from 1 to 5, 
and they are about 3 feet higher than the present alluvial gravel of 
the stream. PL IV, ^1, is a view of one of the gravel beds that is 
being worked for rubies, just west of the company's ofHce. The 
gravel in this part of the valley, which is overlain with 3 to 5 feet of 
soil, is composed of waterworn masses of quartz and small pebbles of 
gneiss and quartz, and is much cleaner in appearance than the gravels 
a mile farther up the creek, at In Situ Hill, where most of the mining 
was carried on during 1898. Fifty feet above the level of this gravel 
another bed was discovered at In Situ Hill which carried ruby 
corundum. 

In washing these gravels for the rubies, hydraulic processes have 
been used very similar to those used in the West in washing gold- 
bearing gravels. All the soil, as well as the gravel, is washed into a 
short line of sluice boxes {a of PI. IV, B) which lead into a large sieve 
Ik)x (6 of PI. IV, 5), where the large pieces of rock and bowlders are 
removed and most of the dirt and fine £j:ravel is washed out. Thev 
are then shoveled into a rocker {c of PI. IV, B), where they are 
further cleaned and concentrated, the final concentration of the 
rubies being done by hand. 

No basic magnesian rocks or serpentine derived from them, in 
which most of the corundum of North Carolina occurs, have been 
found in this valley. Corundum Hill and the Ellijay corundum 
^ons are, however, less than 10 miles to the south. 

Although in many respects the occurrence of the rubies and tlieir 
associated minerals in the Cowee Valley is similar to the occurrene? of 
^he ruby in Burma, no limestone has been found near the alluvial 
deposits, the nearest point at which limestone has been found being 
^tCullowee Gap, about 8 miles to the southeast. 

The country rock of the district is a gneiss, of a gray fine-grained 
variety, which has a great many small garnets disseminated througli 

t^4'^- /^ f^ ^y ■» 
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it. The rc)ck for the most part is in a highly de<?oinposed condition, 
but there are small exposures of the lui decomposed rock in many 
places. The gavels in which the rubies are found rest on a soft 
saprolitic rock which is the result of weathering of the basic silicate 
rocks in place. By means of shafts and of the workings at the gravel 
washings it has been shown that at a depth of 35 feet or more these 
saprolitic rocks contain fragments of the undecom posed rock and pass 
into such rocks as eclogite-amphibolite and homblendic gneiss, 

,A narrow dike of hornblendic eclogite a few feet in width is 
exjwsed near the present workings of the company and can be traced 
for about 100 yards. 

No rubies have been found in the undecomposed rock, but at In 
Situ Hill small rubies of a rather pale color were found in a narrow 
band of saprolitic rock. This band was, however, cut off by slick- 
ensides so that it could not l)e followed in any direction. There are 
four parallel slickensides that have been exposed at one place in the 
workings, the general direction of the slickensides being N. 75° E. 
Some of these are 70 feet in length and of unknown depth. It is very 
evident that there has been a great deal of disturbance in this inmiedi- 
ate vicinity through the breaking of the rock masses by faulting, the 
ready influx of water having caused the reduction of the rocks to 
their saprolitic condition. 

In washing the gravels and bodies of saprolitic rock, masses of 
undecomposed rock have been uncovered, and in the center of these 
nodules of the pure hornblende rock have been found. The saprolite 
bordering these nodules often contains particles and crystals of 
corundum. 

Less than 2 miles to the east of In Situ Hill, beyond Betts Gap of 
the Cowee Mountains, corundum of a gray to bluish color, but highly 
crystallized, has been found in hornblende-gneiss. One mile a little 
north of west, at the Sheffield mine, pink corundum has been found 
in amphibole-schist. (See pp. 57-59.) 

An association of corundum peculiar to this locality is with the 
garnet rhodolite.* Corundum and garnet (almandine and rhodolite) 
not only occur constantly together in the saprolitic material and in 
the gravels, but corundum crystals have been found that bear the 
impression of the garnet. By means of wax a mold was taken of 
these impressions, and they were shown to be either the dodecahedron 
or trapezohedron. On the other hand, some of the ruby crystals when 
broken are seen to have a rhodolite garnet inclosed, and the garnet 
can often be seen in the transparent ruby crystal and the cut gem. 

The peculiarities which distinguish this garnet from the ordinary 
occurrences of the species are its variety of shades and tints, for the 

o The name rhodoUte was selected for this mineral as describing its most prominent 
character, namely, its delicate rose-like color. 
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most part similar to those belonging to the rhododendrons and roses ; 
its surprisingly small amount of coloring matter; its gem-like trans- 
parency; its freedom from internal imperfections, microscopic inclu- 
sions, and striae, the characteristic imperfections of common garnets; 
also its remarkable brilliancy when cut as a gem. There is but one 
variety of garnet now known which approaches it, when in gem form, 
in this last respect, and that is the green demantoid of Siberia, which 
often vies with the diamond in its luster and dispersive effect upon 
light. Most garnets are beautiful only by transmitted light, and then 
exhibit only dark shades of color, but these new garnets give most 
V>eautiful effects of brilliant and varied coloring by reflected light 
alone, thus proving the uncommon purity and great clearness of this 
new material. 

As has been said, there is no limestone in this immediate vicinity, 
and these rubies were probably derived from an amphibolite or eclo- 
gite. The usual tabular form of the crystals is one that seems to be 
cliaracteristic of the gem corundum when found in igneous rocks. 

The Cowee Creek rubies frequently contain inclusions, some of 
which are very minute, known to jewelers as " silk," and these give 
rise to a cloudiness or sheen in the polished gem. Some gems from 
this mine have been cut that were B or 4 carats in weight, free 
from inclusions, of fine color, and transparent. A great many 
smaller ones have been cut that are perfect gems. In color and bril- 
liancy these gems are equal to the Burma ruby, and if the percentage 
of the unflawed, transparent material increases but little, this new 
field will be a worthy rival to the Burma field. A considerable per- 
centage of the transparent material is often very badly flawed by 
cracks due to parting and injured by the inclusions of rutile or 
menaccanite, so that the percentage of perfect stone from this mine is 
^mall. This, however, is true of the rubies from the Burma field also, 
for a large proportion of the rubies on the market to-day are usually 
more or less flawed with the parting cracks. 

The pleochroism exhibited by the Cowee rubies is very marked, 
5^me of them being a very rich pigeon-blood red in the direction of 
the vertical axis — that is, looking down upon the basal plane — and 
changing to an almost pinkish-white color when viewed at right 
i^ngles to this or looking through the prism. The pleochroism which 
nearly all the deep-colored varieties of corundum gems exhibit is one 
^f the means of identifying a corundum gem. This often interferes 
^ith the cutting. 

The ruby crystals ^ from the Cowee Valley show a very wide varia- 
tion in their development. Although many of the crystals are so 
striated that no crystallographic measurements were possible on the 

« Am. Jour. Sci., 4th ser., vol. 8, 1899, p. 379. 
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reflecting goniometer, the faces were readily identified by means of 
the contact goniometer. On some of the crystals the faces were 
bright and smooth, making them well adapted for measurement on 
the reflecting goniometer. These crystals are shown on PI. V. 

In the crystals examined two common habits were noticed; one is 
shown in figs. 1 and 2 of PI. V, and is ji combination of the base c 
(0001) and the unit rhombohedron r (1011) ;_the other is represented 
by figs. 3-6 of PI. V, where the prism a (1120) is very prominently 
developed. The rhombohedral crystals vary from those in which the 
base and the rhombohedron are disproportionately developed, the 
base having a diameter of 12 mm. and the rhombohedron of only 1.5 
mm., to some (fig. 1 of PI. V) in which the base and the rhombohedron 
are nearer one size. The majority of these crystals have, however, 
the base more largely developed, thus giving the crystals a flat, tabu- 
lar appearance. This rhombohedral development is very similar to 
the sapphires from Yogo Gulch, Montana, described on pages 
113-114.« 

On some of the prismatic crystals the prism reaches a length of 
nearly 15 mm. in the direction of the c axis and has the rhombohedron 
r but slightly developed (fig. 3 of PI. V), while on others the prism 
is very short and the rhombohedron is sometimes wanting, as repre- 
sented in figs. 4 and 5 of PI. V. 

Another habit of these^crystals is shown in figs. 7 and 8 of PI. V, 
where the pyramid n (2243) is well developed. This face was identi- 
fied by means of the contact goniometer, the measured angles approxi- 
mating closely to those calculated. The usual form of these crystals 
is shown in fig. 7 of PI. V, where the faces c (0001), a (1120) , r (lOTl), 
and n (2243) are nearly equally developed. On some of the crystals 
the prism is very prominent, being 8 mm. in length in the direction of 
the c axis, while the pyramid is only 1.5 mm. ; on others the pyramid 
is only very slightly developed. A few crystals were examined which 
showed only the presence of the base, the rhombohedron, and the 
pyramid, as represented in fig. 8 of PI. V. The crystals, measuring 
up to 7 mm. in diameter, were doubly terminated and nearly perfect 
in their development. 

The crystals represented by fig. 7 of PL V are similar to those 
described by Bauer ^ from the Burma district, and are almost identical 
in form with the sapphire crystals figured by me, from Emerald Bar, 
Canyon Ferry, Meagher County, Mont. (p. 109). 

Although both the basal and rhombohedral planes are very often 
striated, it is only on the basal planes that the striations are sharp and 
distinct and can be measured. The striations are parallel to the three 
intersections of the base c and the rhombohedron r, as shown in fig. 5 
of PL V. 

« See also Am. Jour. Sci., 4th ser., vol. 4, 1807, p. 424. 

"Neues Jahrbuch fiir Mineral., (Jeoi., iind l»al., vol. 11, 1896, p. 209. 
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At the Mincey mine, Ellijay Creek, ruby corundum has been found 
fi'om which several small stones could be cut. This rubv corundum 
occurs at the same locality as ttie bronze corundum described below. 

Another locality that is worthy of mention, and one that gives some 
promise of making a satisfactory showing in course of development, is 
the so-called gem mine on the property of Dr. C. Grimshawe, of Mont- 
vale, Jackson County, N. C. Rubies of good color, from which a 
number of very small but fine stones have been cut, hav(5 been found 
in the gravels of the stream. Blue and yellow corundum of gem 
quality is associated with the rubies. By following up the gravels 
the corundum was located in a small vein in the decomposed perido- 
tite. 

At the Cullakeenee mine. Buck Creek, and near Elf, on Shooting 
Creek, Clay County, N. C., masses of emerald to grass-green amphib- 
olite are found, through which are disseminated particles of pink 
and ruby corundum, ranging in size from that of a pea to that of a 
hickory nut. The corundum is not of gem quality, but the combina- 
tion of the green amphibolite and the pink corundum makes very 
beautiful specimens, and as the rock is hard enough to admit of a good 
polish this occurrence might furnish a decorative or ornamental 
stone of some value. 

At the Mincey mine, on Ellijay Creek, Macon County, and about 2i 
miles northeast of Corundum Hill, there occurs a peculiar brown or 
bronze corundum, known locally as " pearl corundum," which shows 
distinct asterism, both by natural and artificial light, when the stone 
is cut en cabochon. In natural light these corundums all show a 
bronze luster and are somewhat similar to the cat's-eye, but in arti- 
ficial light the star is more distinct. Most of the bronze corundum is 
in rough crystals, but some have been found that have the prismatic 
faces smooth and well developed, and these are often dark, almost 
black, in color. 

Asterism has been noticed in many of the rubies and sapphires from 
Cowee Valley and in a few of the sapphires from the Montana 
deposits. This asterism, according to Von Lasaulx, is sometimes pro- 
duced by rifts due to the basal parting. These rifts, when examined 
with the microscope, are seen to be very thin, sharp, and rectilinear, 
and are parallel to the intersection of the prism and the base. 

In other cases asterism is undoubtedly due to the rutile or other 
mineral that is inclosed in the sapphires, which intersect each other at 
angles of 60°, and form a " sagenite web " or similar structure. 

On many of the corundum crystals, especially of the sapphire 
variety, concentric hexagons were observed on the basal plane as 
represented in fig. 14. The edges of the hexagon are parallel to the 
intersections of the prism faces and the base, and the plane of the 
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hexagon is parallel to the base. In a few of the transparent crystals 
this hexagon was observed as a web in the midst of the crystal, the 
plane of the web being parallel to the basal plane. 



VEOBGIA. 



There are a few localities in (ieorgia where a ruby-red corundum 
has been found, but none of these have as yet produced a stone of any 
real merit as a ruby gem. At the Laurel Creek mine, Rabun County, 
at the Hiawassee mine. Towns County, and from near Caldwell, 
Union County, pink to ruby-red corundum of good color has been 
found, some of which is translucent to semitransparent, making very 
handsome mineral specimens. 

MONTANA. 

Montana has, next to North Carolina, been the most productive 
State in rubies, and it is the first State in the total value of its pro- 
duction of corundum gems, of which 
the oriental sapphire constitutes the 
largest amount. Rubies of a rich red 
color have been found in the gravels 
of the upper waters of Rock or Stony 
Creek, Granite County, and in less 
amount in the gravels of Cottonwood 
Creek, Deerlodge County. The rubies 
are found in these gravels associated 
with other colors of corundum, and 
they form but a very small percent- 
age of the total corundum gems ob- 
tained. The majority of the gems 
found at these two localities are pale- 
green, yellow, pink, or from bluish- 

PiG. 14.— Corundum crystal, showing ^uu^ f^ nparlv polorlp^s 
concentric hexagons on basal nlane. wnUC 10 UCariy COlOriCSS. 




concentric hexagons on basal plane. 



SAPPHIRE. 



NORTH CAROLINA. 



No corundum gems were found in the United States until the 
opening of the Corundum Hill corundum mine at CuUasagee, Macon 
County, N. C, in 1871. This corundum is mined for abrasive pur- 
poses, but in certain parts of the deposit crystal corundum is occa- 
sionally found that is of a decided gem character, .and, again, many 
of the fragments of the corundum have certain portions that are 
transparent. A number of very handsome dark-blue sapphires from 
this mine are in the United States National Museum, one of which 
weighs a carat.« 



'Kunz, G. F., (Jems and I*reeIoua Stones of North America, 1890, p. 40. 
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Yellowish and blue colors in tho same si)ocimen are rather common, 
and are sometimes sharply separated into consecutive bands, while in 
other specimens the colors merge into one another. 

Sapphire gems of all the different colors have been found at Corun- 
dum Hill, and I have in my collection cut gems representing all these 
various colors. Many of them are, however, very small. 

During the last fourteen years but few gems have been obtained 
from this mine, for the reason that the portion of the deposit *'X)m 
which these crystals were formerly obtained has not been worked. In 
the alluvial deposits below this portion of the mine many handsome 
crystals can be obtained by washing the gravel. 

The green sapphire, which is the oriental emerald, is one of the 
rarest of gems. The Corundum Hill mine is the only place in this 
country at which the emerald-green sapphire has been found, and it 
occurs very sparingly here, although the yellowish and light-green 
varieties are not uncommon. AATiat is probably the finest known 
specimen of oriental emerald in the world came from this mine and is 
now in the Bement collection. It is a crystal 4 by 2 by 1 J inches ; part 
of it is transparent, and several very fine gems could be cut from it 

At the Sapphire and AVhitewater corundum mines, near Sapphire, 
Jackson County, N. C, fragments of sapphire of a fine blue color have 
been found, from which small but good gems have been cut. 

Associated with the green amphibolite rock near Elf post-office. 
Clay County, N. C, deep-blue sapphires have been sparingly found. 
These bear the same relation to the amphibolite as the red and pink 
sapphire described on page 104. 

MONTANA. 

MISSOURI RIVEB. 

Systematic mining for sapphires in the United States has been 
undertaken only in Montana. Sapphires were first found in this 
State by miners who were washing the gravels of the bars on the Mis- 
souri River, east of Helena, for gold. These were first described in 
1873 by Dr. J. Lawrence Smith,^ but it was not until 1891 that actual 
mining was begun. During that year a number of companies were 
organized to work these bars for sapphires. 

These bars are located from 12 to 18 miles east and northeast of 
Helena, and have been followed for a distance of about 12 miles from 
Canyon Ferry down the river to American Bar. At various intervals 
the bars have been worked for the sapphires and are designated by 
the following names, starting with the one that is farthest up the 

« Am. Jour. Sci., 3cl ser., vol. 6, 1873, p. 185. 
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river: !EmeraId Bar, Cheyenne Bar, French Bar, Spokane Bar, Met- 
ropolitan Bar, Eldorado Bar, Dana Bar, and American Bar. The 
location of these bars is shown on the map (PI. VI). 

A few sapphires have been found as far down the river as Bear- 
tooth, but sapphires have not been found in large quantity Indow 
American Bar. 

Above Emerald Bar no sapphires have Ikhmi found on any of 
the bars, but in the gravel of Magpie Gulch, less than a mile'alM)V(^ 
Emerald Bar (at Canyon Ferry), many have l^etMi found by niinern 
who were washing the gravel for gohl. No sapphires hav<» lM»en 
found in place in this gulch, but Kunz " has uoUhI the CK'xrurrencM* of 
some in a dike of vesicular mica-augite-andesite which is alKiut fJ fiM»| 
wide and cuts through the green slate lielow the gravels. At French 
Bar, about 3 miles below Canyon Ferry, a narrow dike, JJ to feet 
in width, that had greenish sapphires scattered sparingly through it 
was found in 1900. This dike was encountered alnnit 50 feet, above 
the river and its strike as it cuts through the slate is N. 10" K., tluMJip 
being about 45° W. This rock is undoubtedly of the sauie clui meter 
as that described by Kunz as occurring at Kuby Bar 

From the occurrence of these two corunduni-Ixmring <likeH of HtuleM 
ite it would seem that the source of the sapphires founil in the vtirioUH 
bars along the Missouri River is a s<»ries of small parallel diken with 
a slight northeast-southwest trend, like thow clewrilxMl. Ah (he 
sapphires are scattered so sparingly through tliew* tliken, (he Amount' 
of decomposition and erosion that was required to lilw^riite thone tinit 
are now found in the gravels must have lH*4»n enornious. 

The beds of gravel in which the sapphires o<'cnr are from 10 to 50 
feet thick and rest for the most part upon slate, in blud'H that rine 
nearly 50 feet above the river. At Emerald Bar the gravel ImmIh are 
nearly 130 feet above the river and rest upon granite ro<!k. 

Most of the mining has been done at Spokane and Khlora<lo harH. 
The former locality is near the c<»nter of the sapphire deposils and on 
the west side of the river alK)ut n> miles due east of Helena, In \H\)tf 
these beds of gravel, which are 8 to 18 fei»t tliit'k, w(^re extensively 
mined by an English company known as the Montami Sapphin^ and 
Ruby C!!ompany. The gravels were washed by hydraidi(; nudhods and 
a great many gems were obtained, most of whi<jh were went to Eng- 
land. This company also controlled or owned French Bar and Daiui 
Bar on the west side of the river and Eldorado Bar on the east side. 
It was reorganized in 1807 as an American c^)mpany, known as the 
Eldorado Gold and Gem Company, with A. N. Spratt, of Oakland, 
CaL, president, and Frank Spratt, of Helena, Mont., manager. No 



•Mineral. Mag., vol. (I, 1891, No. 44, p. 396. 
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Mork has btieii douB at any of tlip ImrH Uy the present company. 
ThiH bar is shown in fifj. Ifl, the bhitf rising from the river being 30 
to 50 feet high. 

Directly acrcss the river from Spokane Bar, but about three- 
fourths of a mile from the river, is Metropolitan Bar, which was 
worked during the summer of 189!) by different men who had staked 
out individual claims. The gravels are from 6 to 20 feet thick, and 
are washed in hand rockers, the water being obtained from shallow 
wells. Several of the claims were owned by Bobbin Bird, Charles 
Johnson, and John Durrant, of Helena, Mont. 
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Fto. m. — Spoknne Ilnr snpphirp depoalts, I^wla aod Clark County, Mont. 

Above Spokane Bar, at French Bar, Cheyenne Bar, and Emerald 
Bar, no regular mining has been done during the last few years, but 
frequently different persons have worked in the old drifts for a few 
days at a time, washing by hand the gravel obtained. 

A large part of the work done at Emerald Bar has been under 
ground, by means of shaft and drifts. Henry Crittenden, of Canyon 
Ferry, has done a large part of the work here, and still controls the 
deposits. 

Below Spokane Bar, at Dana Bar, Eldorado Bar, and American 
Bar, there has been no mining for sapi)hires for a number of years. 

As mining investments these sapphire deposits have not thus far 
been financially successful, partly on account of the heavy capitaliza- 
tion of the companies which have bought the mines and partly on 
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account of the color of the stones. They are, for the most part, of a 
pale-greenish or greenish-yellow color, and do not command n very 
high price in the market. Occasionally pink and yellow ones have 
been found that have cut good gems. Stones approaching a red or 
blue color are, however, extremely rare. 

There are .^ill a great many sapphires in the gravels that have not 
been worked, but on account of their color it is rather doubtful 
whether under the most favorable conditions it will pay to mine them. 

The crystals from all these bars show the same development, and 
are prismatic in habit. The prism, a (1120), is always present, and 
is usually in combination with the base, c (0001), and the iniit rhom- 
bohedron, r (1011) , as represented in fig. 16, A. Some of the crystals 
have the prism very short and the rhombohedron is wanting, giving 
the crystal a very tabular appearance (fig. 16, Z?). A pyramid of the 
second order, n (2243), was observed on some of the crystals in addi- 
tion to the base and unit rhombohedron, and is represented in fig. 
16, C'. 

The crystals are usually rough and more or less striated, so that no 
measurement could be made upon the reflecting goniometer, but suf- 






A, B. c. 

Fig. 16. — Sapphire crystals from Missouri River bars, Montana. 

ficiently accurate measurements could be obtained with the contact 
goniometer to identify the faces. 

The largest crystal that has been observed from any of these bars 
was one from Eldorado Bar that was nearly an inch long and three- 
eighths of an inch in diameter. 

A repeated growth was observed on some of these crystals, but not 
in the variety of forms seen in the Cowee rubies (p. 101) and the Yogo 
Gulch sapphires (p. 113). Only one form of growth was observed, 
represented in fig. 16, A^ which is a combination of the unit rhombo- 
hedron and the base. 

Since the discovery and mining of sapphires from the Missouri 
River bars sapphires have been found at three other localities in Mon- 
tana — at Rock Creek, Granite County; at Cottonwood Creek, Deer- 
lodge County, and at Yogo Gulch, Fergus County. 

The first two localities are about 80' and 80 miles, respectively, 
southwest of those on the Missouri River, and the last one is about 80 
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miles to the northeast. From these sapphire deposits stones of 
deeper colors have been obtained. Those from the first two are of 
all colors from blue to red, and those from the last are all blue. 

BOCK CREEK. 

For information concerning the sapphire deposits of Rock Creek I 
am indebted to Mr. William Knuth, of Helena. All the sapphires 
that have thus far been found in this section are in the gravel deposits 
on the West Fork of Rock or Stony Creek, in the southern part of 
(yranite County, about 25 miles southwest of Philipsburg, the county 
seat, and 30 miles nearly west of Anaconda, Deerlodge County. 
(PI. VI.) 

The sapphires are found in a rather limited area, which is bounded 
loughly by the gravels of Cold Creek, Myers Creek, tributaries of the 
West Fork of Rock Creek, and that portion of Rock Creek lying 
between them. 

These gravels were extensively worked during the summers of 1899 
and 1900, principally by Messrs. William Knuth, of Helena, and 
William Moffitt, of Philipsburg. Altogether about 400,000 carats 
of rough sapphires were obtained. Of these about 25,000 carats are 
fit for cutting. In color they are much more varied than those from 
the Missouri River bars, and the prevailing color, which is greenish 
to bluish green, is deeper. No deep-blue sapphires like the oriental 
stones have been found, but paler blue ones have been obtained, from 
which very handsome sapphires 2 or 3 carats in weight have b3en cut. 
Some of the finest yellow sapphires (oriental topaz) that I have ever 
eeen have been found at Rock Creek. One of these weighed nearly 2 
carats when cut. Pale green and bluish green are among the com- 
mon stones, some cutting gems of 5 to 8 carats in weight. A number 
of beautiful pink sapphires have also been found. 

Few red and ruby-colored crystals have been found, and none that 
V ould cut a gem over a twelfth of a carat in weight. These colors are 
extremely rare in the Montana sapphire deposits. 

The crystals and fragments of sapphires that are found in these 
travels do not show as nnich abrasion as those from the Missouri 
River, probably because they have been carried a shorter distance 
from where they originated. 

In habit the crystals are very similar to those already described 
from the Missouri River, and fig. 16 will also illustrate very well the 
character of the Rock Creek crystals. One type that is very notice- 
able is a short prismatic crystal whose diameter nearly equals its 
length. A i)arallel growth oil the basal plane is only occasionally 
observed, and is composed of the basal plane and unit rhombohedron. 

No sjippbin^s have as yet been found in place, but a few have l)een 
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found in the gravels that were embedded in the original matrix. Mr. 
Knuth, to whom I showed a specimen of the andesite containing sap- 
phires from French Bar, said that it very closely resembled the small 
fragments of rock carrying sapphires that he had found at Rock 
Creek. It is not at all improbable that these sapphires originated 
in the same type of rock as those of the Missouri River and that 
small dikes of andesite will be found in the divide between Myers, 
Cold, and Quartz creeks. A very few sapphires have been found on 
Quartz Creek. 

Although the sapphire gems from Rock Creek do not command so 
high a price as the ruby and the deep-blue sapphires, and are regarded 
more as fancy stones, they are coming to be quite highly prized b}^ 
many who are acquainted with them. As yet but few of the Rock 
Creek sapphires have been put on the market except locally at Helena. 

COTTONWOOD CREEK. 

The sapphire deposits on Cottonwood Creek are in Powell County, 
about 30 miles southwest of Helena and 10 miles east of Deerlodge, 
the county seat. There has not been a great deal of work done 
on this creek, so that the extent of the sapphire-bearing gravels is not 
known. The sapphires are similar in character to those of Rock 
Creek, but they are apt to be of lighter color and not of such a 
variety of colors. Not sufficient work has been done at this locality 
to determine the importance of the deposits. 

YOGO GUI.CH. 

The sapphires that are the most widely known and -that have 
attracted the most attention have been obtained in Fergus County, 
near the entrance of Yogo Gulch, on the- Yogo Fork of Judith River. 
This locality is on the eastern slope of Prospect Ridge of the Little 
Belt Mountains, about 75 miles northeast of Helena and 15 miles a 
little south of west of Utica, which is the nearest town, and which is 
on the Judith stage line. The sapphires were first found in the grav- 
els of Yogo Fork, and in following these up the creek their original 
source was located in dikes that extend across the country for a mile 
and a half.* The location of these deposits is shown in fig. 17. 

In PL VII, A, is shown the appearance of the country in which 
these mines are located. In the foreground is one of the shafts; it 
was started in 1897. 

There are two parallel dikes about 800 feet ai)art, with a general 
east -west trend, which vary in width from 15 to 75 feet. The ininer- 
alogical composition of the rock shows that it has a closer affinity with 
minette and shonkinite, as described on page 47. 

a Weed, W. H., Twentieth Ann. Kopt. V. S. (ieol. Survey. p(. .'{. ISOI), pp. 4r>4-400. 



112 



CORUNDUM, ITS OCCURRENCE AND DISTRIBUTION. 



The alluvial deposits Inflow these dikes have been pretty thoroughly 
worked for the sapphires, and mining operations are now confined 




almost entirely to the dikes themselves. These dikes, the upper por- 
tion of which is thoroughly decomposed, have been worked by means 
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of shafts and open cuts, the limestone making fairly firm walls. By 
hydraulic processes the decomposed rock was readily broken up and 
washed into sluice boxes. As the mining extended deeper the rock 
was much less altered, and it was necessary to leave a great deal of it 
exposed to the atmosphere from one season to the next before it could 
be broken up and run through the sluice boxes. At a number of points 
ihe almost perfectly fresh rock has been encountered, and from this 
it will be a difficult problem to separate the sapphires. The per- 
centage of sapphires in the rock is small, and if it were the unaltered 
rock that had to be worked for them the deposit would not be of 
economic importance. This dike as exposed in the main workings of 
the mine is illustrated in PL VII, Z?, which shows the brecciated 
character of the dike, as described. 

The sapphires occur embedded in this rock in distinct cr ;tals from 
less than a millimeter in diameter to some that were over 15 mm. 
Their color, as far as I have observed them, is always a blue, varying 
from light blue to a very few that showed the dark blue of the Ceylon 
stone. The prevailing color is a bright blue." 

Although the color of these sapphires is not as dark as the highly 
prized Ceylon and Siam stones, they show a richness and brilliancy 
not equaled by the oriental stone. They not only show a strong, rich 
color by transmitted light, but their color is almost as good by 
reflected light. Then, again, although many blue sapphires make 
beautiful day stones, but are dull at night, the Yogo sapphire is very 
brilliant at night as well as in the day. 

The crystallography of these sapphires is markedly different from 
that of the sapphires of the Missouri River and Rock Creek (p. 
109). The latter all show a prismatic development, while the former 
are all rhombohedral crystals, none of which show the presence of any 
prism face.^ 

The crystals are etched and striated to such a degree that no crys- 
tallographic measurements on the reflecting goniometer were pos- 
sible; but sufficiently accurate angles were obtained with the contact 
goniometer to permit the identification of the faces. The only two 
faces that could be identified were the base c (0001) and the rhombo- 
hedron x (3032), which is a new face for corundum. On one crystal 
two very small faces were observed, which were too small to be 
measured with the contact goniometer, but were probably the faces of 
a pyramid of the second order. 

In determining the rhombohodron, ten or more independent meas- 
urements were made of c/\x. These varied from 60° to 68°, but 



" Kiinz, O. F., Am. Jonr. Sci., 4th sor.. vol. 4. 1807. p. 420. 
«'Am. Jour. Scl.. 4tli ser., vol. 4, 1897, p. 424. 
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aj)j)roxiniated closely to 07°, which agrees very well with the calcu- 
lated value, 07° 3', for 0001 > 3032. These crystals are represented 
on PL VTIT. 

The crystals are developed as shown in figs. 1, 2, and 3, of PL VIII, 
the prevailing type being like fig. 3 of PL VIII. The crystals vary 
from those where the base is very largely developed, having a diam- 
eter of 8 mm., w^hile the rhomlx)hedron is only 1 mm., to those that 
have the base and the rhombohedron equally developed (fig. 1 of 
PL VIII). Where the faces are more equally developed, the rhom- 
bohedral faces are generally rounded. 

The basal plane often show^s characteristic striations w^hich are 
parallel to the three intersections of the base c and the rhombohedron 
x^ as shown in fig. 4 of PL VIII. These lines are sharp and distinct, 
and on the very flat crystals can easily be measured when examined 
under the microscope. The rhombohedral faces are very roughly 
striated w^ithout showing any distinct parallel lines. 

One very common development of these crystals is a repeated 
growth on the basal plane of the rhombohedron x (3032) and the base 
c (0001), as represented in fig. 2 of PL VIII. These growths are 
exceedingly varied, as shown in figs. 11-14 of PL VIII, where they are 
draw n in basal projection. In fig. 11 of PL VIII there is but one sec- 
(mdary rhombohedron and base, which has one of its rhombohedral 
faces a continuation of one of the rhombohedral faces of the crystal. 
Fig. 12 of PL VIII represents a repeated growth, each face of which 
is entirely distinct from the faces of the main crystal. In fig. 13 of 
PL VIII there are represented two, and in fig. 14 pf PL VIII a series 
of such growths, w^here a number of the rhombohedral faces coincide. 
These growths occur most frequently on the flat crystals. The thick- 
ness of the rhombohedrons rarely reaches 1 mm., and often thev are 
so thin that they appear like striations. 

This repeated growth is very similar to that described as occurring 
on the Cowee rubies (p. 103). Bauer," in an article entitled " Ueber 
das Vorkommen der Rubine in Birma," has described this same style 
of development as occurring on the Burma rubies, but it is not so 
general as (m the Montana corundums. 

Etching figurcH.^ — The etching figures which were observed on 
nearly all the crystals examined were on the basal plane. The fig- 
ures are very perfect, and although showing many different forms, 
they all have a rhombohedral symmetry. Fig. 5 of PL VIII repre- 
sents the common etching figure, which is a rhombohedral depression 
terminating in a point. The edges of the depression are sharp and 
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well defined, as are also the intei'sections of the rhoiiilN)he(lral fac4»s 
of the depression. These rhonibohedral faces were siiHK>th and ^ave 
fair reflections of the signal on the reflecting goniometer. In meas- 
uring them the entire crystal except the depression to l)e measured 
was covered with a thin coating of wax. Two difl'erent crystals were 
measured, which gave for rhombohedron on rhoml^mhedron 22''^ HO' ; 
this corresponds to the rhombohedron 1017, for wliich the calcidated 
value is 21° 50'. Figures of the same style were obs<?rved whos<* edges 
were parallel to those of the negative rhomlxihedron ; thes<», however, 
are not common in isolated forms. 

Another common form is represented in figs. 7 and U of PI. VIII, 
when the depression is bounded by the liasal plane, wliich at times i-, 
so 1 rge that the rhonibohedral plane is hardly visible. Fig. (> of PI. 
VII represents etching figures, where, on the ba>al plane of a shallow 
depression, there is one additional etching figure and sonnet imes two. 
These second etching figures are like the common ones shown in fig. 5 
of PI. VIII. The outer rhomlxJiedral contour of tlicM^ figures is gen- 
erally rounded. This is also usually the ca^** with the de<;|M;r dc^pren- 
sions. 

Of* n the etching figures are intergrown (fig. H of PI. VIII), find 
w^ many of these occur together they have the apiM'urance of 
raised figures rather than of depn*r">ion?i. Thi?' rai?^'d appcHnince is 
very striking when there i> a combination of the plus and minus 
rhombohedron in parallel jx^ition and without overlapping (fig. 10 
of PI. VIII). 

The figures vs.t\ considerably in ^v/j\ but most of them are ttlwnit 
1 mm. in diameter. A few were ol^r^-rved that were nearlv 2 nun. in 
diaiiiete 

Bauer **1has descril>ed etching figurcr*. that he ofr^'rved on the bas^* 
0001 and the pyramid 224.*i of the Hnrnia rubie-*, Th^iw on \\u* baM* 
are similar to the figures in fig. 5 of PL VIII. except that the outside 
contour of the rhombohedron i> rounded. 

The largest rough stones that have U*en found weighed |] to 12 
carats, and from these were cut genm w^'ighing 5 to cjirat^. One 
of the better stones taken out fjunng the -ea-on of IHOO weighed 4 
carats when cut and is valued at over ^75 a carat. .\ll of the mate- 
rial is shipped to London. 

The two companies opf*rating th^'^r sapphire rlejxirnits are the New 
Sapphire Mines S^Tidicate and Tlie American Oem Omipany. 

That the American gem> are appreciated is shown by the large 
orders that are recf*ived for thcrn from Pari-. I»nflon. and New York. 
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NOBBIS. 



Near Xorris, Madison County, Mont., Mr. A. W. Tanner reports 
the finding of considerable eorunduin of gem quality in his concen- 
trates from gold-placer mining. One piece of corundum showing 
good red and green colors weighed 8 ounces, and one piece of ruby 
corundum weighed 588J carats. 

IDAHO. 

Semitransparent to translucent corundum of various shades of blue 
and green has lx»en found in many of the gravel deposits in the 
vicinity of Pierce, Shoshone County, Idaho, especially thos? on 
Rhodes and Orofino creeks. Associated with the corundum are 
•rutile, meiuiccanite, and garnet. This corundum was discovered by 
Mr. Victor C. Heikes in connection with the black-sand investigations 
at Portland, Oreg. 

CORUNDUM. 

Under this head are included all the translucent to opaque varieties 
of all colors, subdivided into block, crystal, and sand corundum. 
A sharp line can be drawn l)etween corundum and emery, but no 
such distinction can be made between corundum and sapphire; for 
many pieces of corundum are found that have transparent portions, 
and many sapphire gems have been found in masses of corundum that 
were being mined for abrasive purposes. 

In the following descriptions corundum deposits have been taken up 
by States, approximately in the order of importance. Many of 
the localities are briefly noticed, but the larger and more important 
deposits are described in detail. 

NORTH CAROLINA. 

This State presents the greatest development both of peridotite and 
corundum. The peridotite belt here attains its greatest width, and the 
largest outcrops of chrvsolitic rocks in the Atlantic States are found 
in its southwestern counties. As indicated on the map (PL XV) , corun- 
dum occurs in Clay, Macon, Jackson, Haywood, Transylvania, Bun- 
combe, Madison, Yancey, and Mitchell counties along the belt of 
basic magnesian rocks; and it is found east of the Blue Ridge in the 
counties of Cleveland, Burke, Gaston, Alexander, Iredell, and 
Guilford, these localities east of the Blue Ridge, however, not appear- 
ing on the map. In the folloAving descriptions only those deposits 
have been considered which have been mined for corundum or which 
hold out a promising prospect for the mineral. These will be taken 
up by counties, beginning with the more important ones. 
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Corundum Hill tiiiue. — Coruiidiiin was firat discovered in Macon 
County in 1870 at what is known as the Corimdiiin Hill mine, and 
mining was begun here about a year later. This mine has Ix'come one 
■ of the most important corundum depoHitH in this country. It is sit- 
uated about 8 miles southeast of Franklin, the county seat, on the, 
northeast side of Cullasagee Creek, a tributary of the Little Tennes- 
see River. 




FtO 18— Map of the perldotlte f ro 



The corundum found at this mine occurs in peridotite rock, which 
has been worked very extensively, especially near the contact of this 
rock with gneiss. PI. IX gives a general view of this peridotite for- 
mation, and shows to a certain extent the number of openings that 
have been made in it. The hill is about S-W feet high, the summit 
being about 500 feet above the level of Cullasagee Creek. Fig. 18 is 
a topographic map of this same peridotite foriniition, and shows the 
location of the various mines. The formation is a rather blunt lens- 
shaped mass of the diinite variety of peridotite, and has al>otit 10 
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acres of surface, over most of which tlie rock is exposed. As is seen 
from this maj), most of the mines are located near the contact of the 
(hmite with the gneiss or schist, and follow ccmtact veins of corun- 
(hun. A number of interior veins have U^en worked within the for- 
mation, but, with the excej)tion of the one marked ''Shaft" on the 
map, they have all soon pinched out. 

Most of the mining has be<;n done on the south side of the forma- 
tion, where was encountered what is known as the Big vein. This 
was first mined by means of open cuts and later by tunnels, the last 
one being about 800 feet l)eknv the sunmiit of the hill. PI. X is a 
view of the entranct^ to this tunnel, and shows the peridotite rock on 
the left and the gneiss on the right beyond the cut. For nearly the 
whole distance of the southern boundarv of the dunite formation a cut 
has been made follow^ing the contour of the hill. This cut was some- 
times wholly within the gneiss, at other times wholly within the peri- 
dotite, and again cutting directly on the contact. The tunnels are all 
to the left of the cut, and they have encountered corundum almost 
continuously for a distance of 1,280 feet, reaching nearly to the south- 
east boundary of the formation. PI. XI is a view" of the upper or 
southeastern end of this cut, show^ing the peridotite on the left and the 
gneiss and schist on the right. The upper part of this cut is known 
as the Stanfield mine. A tunnel has l)een run into the hill near the 
contact, at the head of which the vein of corundum is ,8 to 10 feet 
wide. No work has been done at this mine for a number of years. 

On the northeast side of this formation is what is known as the Zeb 
Jones mine, where there was exposed (July, 1899) a bench of ore 25 
feet in depth and 2 to 5 feet in width, uncovered for a distance of 
50 feet, which averaged very close tci 50 per cent corundum. This 
vein carries what is known as '*• buckwheat '■ corundum, which, as its 
name suggests, is made up of small, irregular particles of corundum 
about the size of buckw^ieat grains. 

Numerous interior veins have been found and worked, but they can 
be mined profitably only wdien they are w^orked in conjunction with 
large border veins, for the reason that they are very likely to pinch 
out after being worked for a short time. 

From these various openings, collectively known as the Corundum 
Hill mine, block, crystal, and sand corundum ores have been obtained, 
all of which can be readily cleaned to make a commercial product 
that can be used in the manufacture of any kind of corundum wheel. 
A snuill (juantity of garnet is occasionally found associated with the 
corundum in the vein along the southern contact, but this portion of 
the ore can be readily eliminated by hand cobbing at the mine. This 
j)r()perty is now owned by the International Corundum and Emery 
Company, of New York, N. Y. 
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The water of CuUasagee Creek is utilized for the washing and 
cleaning machinery of the mill, which is located about a mile and a 
half below the mine, at Cullasagee. A line of sluice boxes connects 
the mine with the mill, and all the corundum ore that can be readily 
broken to pieces is carried down to the mill in these boxes. 

There are many outcrops of peridotite on Ellijay Creek, a few miles 
north of Cullasagee, and at many of them corundum has been found. 
The most work that has been done is at the Mincey mine, which is 
2 miles northwest of the Corundum Hill mine. At this locality a 
considerable quantity of corundum has been taken out, which was 
carried to the mill at Cullasagee and cleaned. 1^1. XII is a view of 
this open cut, which was entirely within the formation. Judging by 
the quantity of corundum obtained and by that found near the con- 
tact of the peridotite with the gneiss, there are good indications of the 
existence of corundum in quantity along the contact. The corundum 
that Tvas obtained at this mine was hauled by wagons to the Corun- 
dum Hill mine, where it was cleaned. This pr()j)erty is owned by 
the International Corundum and Emery Company, of New York, 
N. Y. 

Between the Corundum Hill and Mincey mines there is a bold 
outcrop of peridotite on the (Jray property, covering about the same 
surface as that at Corundum Hill. Although there has been no min- 
ing here, the little prospecting that has been done has shoAvn corun- 
dum to be very thickly scattered along the lower borders of the 
formation, and many small pits that have been sunk within the for- 
mation have encountered corundum. This, in my opinion, is one of 
the most promising prospects for corundum in Macon County. 

A great many of the peridotite formations along Ellijay Creek 
have been worked a little at different times, and these are mentioned 
in the lists of corundum localities (p. 147). 

Sheffield mine, — This mine is in Cowee Township, about 7 miles 
northeast of Franklin, the county seat, just north of Cowee Creek. 
The corundum occurs here in amphibole-schist, and is described on 
pages 57-59. On account of the depth to which decomposition has 
extended, the solid rock was observed only in the lower portions of 
the 87-foot shaft, so that nothing definite is known of this corundum- 
bearing amphibole-schist. The corundum, which is pink in color and 
which occurs in oval-shaped nodules up to an inch in diameter, has 
l)een pretty thoroughly mined down to the hard rock. The corundum 
is of good quality, and some preliminary tests have shown that it is 
well adapted to the manufacture of the vitrified wheel. On account 
of the low percentage of corundum in the rock, it is not at the present 
time a profitable corundum ore. 
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Tho saprolitic ore is iv»«lily cloanod. and furnishes a nearly piiiv 
eonnnercial i)r()(liiet. A snial^ mill has Invn erected here. 

Reed or Watauya niiitc- At this mine, which is ('4 miles east of 
Franklin on the Dillsboro road, jnst alK)ve Watauga Creek, corundum 
has Ihhmi found in a dike of saprolitic rock that was very probably 
originally an amphibolite. The country rock is a hornblende-gneiss, 
but in the direct vicinity of the dike no solid rock is encountered. 
The general occurrence is somewhat similar to that at the Isbel mine, 
in Clay County, and at the Acme mine, in Iredell County. The 
corundum is in prismatic crystals from the size of buckwheat grains 
to some that were nearly half an inch in diameter. The crystals 
are of an almost uniform pale-bluish color and some are semitrans 
parent to transparent. The ore was readily cleaned and furnished 
a nearly pure product. Tho mill at this mine had a capacity of 3 
tons per day. As at all the localities where the occurrence is in an 
amphibolite, the quantity of the corundum is very limited. On the 
opposite side of Watauga Creek, 100 to 200 feet up the mountain 
slope, corundum has been found in a numbc»r of places in the gneiss. 
No work has been done at this mine since 1898. 

CLAY COUNTY. 

Bnch Creek or CnJlakeenev mh\e, — This mine is in the Buck Creek 
Valley, about 20 miles southwest of Franklin, Macon County, and 21 
miles a little north of east of Ilayesville, the county seat of Clay 
County. These corundum dej)osits are associated with a compact 
mass of peridotite, covering about three-quarters of a square mile, 
the largest mass that is known in the Appalachian belt. Fig. 9 
(p. 36) is a topographic map of this formation, and shows the 
relation of the amphibolite to the peridotite and the location of the 
various openings that have been made for corundum. There has 
been but very little systematic mining for corundum in this locality, 
and most of the work has been in the nature of prospecting. Numer- 
ous cuts and pits have been made at a great many points on the 
formation, most of which have shown the presence of corundum. 
The principal work is at the (»ast end of the formation, near the con- 
tact of the peridotite with the gneiss, where a shaft 40 feet deep was 
sunk partially on the border vein. A number of open cuts in this 
same vicinity have j)enetrated into the same vein. This vein is 
diflFerent from most of th(» corundum veins in the peridotite rocks, 
in that it is composed essentially of plagioclase feldspar and horn- 
blende, which bear a similar relation to each other as the feldspar, 
quartz, and mica in the i)egniatitic dikes. PI. XIII, ^1, is a general 
view of the Buck Creek formation, showing the shaft mine and the 
location of the Ixu-der vein that has Imhmi ()i)ened. With this excep- 
tion all the i)its and cuts that have becMi made are within the forma- 
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on itself, and where they encountered coriindnni it was in small 
Dckets, the remains of larger interior veins. PL XIII, B^ shows 
le of these interior veins. F'rom the quantity of corundum exposed 
7 prospecting and the work done in the shaft, thex.-Kis w^ithout 
)ubt a large quantity of corundum associated with these peridotit^ 
►cks, and if the mine were more accessible to the railroad it would 
Ter one of the best corundum properties in the State. The nearest 
>int on the Murphy branch of the Southern Railway is 18 miles, 
;^er a good road. Buck Creek offers ample water supply for run- 
mg a mill sufficient to clean whatever corundum would be mined 
3re. This property is also owned by the International Corundum 
id Emery Company, of New York. The ore is not difficult to 
ean, and, as far as can be judged from a superficial examination, 
lould make a commercial product that can be used in the manufac- 
ire of the vitrified wheel. 

In the green amphibolites lying between the peridotite and the 
neiss and penetrating into the peridotite, corundum of a delicate 
ink to ruby-red color is found quite abundantly. At the top of the 
dge on the west side of the creek several tons were mined. On ac- 
>iint of the refractoriness of the amphibolite it is not a profitable 
[•e to work. 

Herbert mine, — Near the northwestern end of this peridotite mass, 
hich extends out from the main mass, is the Herbert mine, which is 
;vned by the North Carolina Corundum Company and is indicated 
1 the map, page 36. The corundum has been found in a nuniber 
f veins containing seams from 3 to 6 inches wide of almost massive 
)rundum. As the main portion of the peridotite mass is farther 
) the east, the largest deposits of corundum will undoubtedly be 
isociated with this main mass of the peridotite, but there is evidence 
•om the work done by this company that there is a commercial 
iposit of this mineral at the Herbert mine. PI. XIV gives a view 
f the main workings of this mine. The North Carolina Corundum 
ompany has erected a complete mill for cleaning and preparing the 
)rundum for market. This company has also constructed a graded 
)ad 18 miles in length from the mine to the railroad. A mass of 
>lid yellow corundum weighing 125 pounds was found near this 
•cality on the property of Mr. Hugh Ferguson, of Pittsburg, Pa. 

Ishel mine, — This mine is at the foot of the southern slopes of the 
hunky Gal Mountain, and was formerly known as the Shooting 
reek mine. It is on the headwaters of Shooting Creek and along 
le side of the Macon-Clay county road. The corundum occurs in 
.1 amphibolite dike, which is so badly decomposed that very little of 

remains, except as included masses of the original rock. The sur- 
nmding rock is also very badly decomposed. The tenacious charac- 
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ter of the material inclosing the corundum renders washing it out 
difficult, for it becomes packed and clogs the rolls even in a strong 
current of water. This deposit of corundum has been developed by 
means of a large open cut and some tunneling, but the amount of 
corundum ore exposed is not encouraging, and there is no evidence 
whatever of a conunercial depo>sit of corundum being developed. A 
very extensive plant has been built at the mine by the Isbel Corun- 
dum Company, of New York, and it is the largest and the best 
equipped corundum mill in the State. 

Behr mine. — This mine is located 5 miles east of Hayesville, at Elf 
post-office, on Shooting Creek. Both sand and massive corundum, 
with feldspar, are found at this mine, in the same peridotite forma- 
tion with which the amphibolites just referred to are associated. It 
w^as first opened in 1880 by Dr. H. S. Lucas, but was soon afterwards 
bought by Herman Behr & Co., of New York. A steam cleaning 
plant was erected at the mine and considerable work, more of the 
nature of prospecting than mining, was done. Several carloads of 
cleaned corundum are reported to have been shipped. The last work 
<lone at the mine was in 1890. The location of the mine was not very 
favorable for work, as it was in a low place by the side of a stream, 
which necessitated the constant use of pumps. The nearest shipping 
point on the railroad is 25 miles. There are practically no indications 
at this locality of the occurrence of corundum in quantity. 

Blue Ridge corundmn tracts, — Under this head are included the 
long bands of corundum-bearing quartz-schist that have been found 
in the southeastern part of the county and in the adjoining county of 
Georgia, Rabun County. Parallel bands of this corundum-bearing 
schist have been followed for a number of miles close to the summit of 
the Chunky Gal and the Yellow mountains. As is stated on page 56, 
the amount of corundum in this schist is probably not over 2 to 3 per 
cent, and with such a low percentage of corundum these rocks are not 
to be considered, at the present time at least, as a source of this mineral. 
There are four tracts included under this head. The Scaly Moun- 
tain tract is near the headwaters of Beech Creek, a prominent eastern 
tributary of the Tallulah River, on the southern and southwestern 
slopes of Scaly Mountain, at the elevation of about 4,500 feet. The 
corundum-bearing bands of schist have been traced for the distance 
of about 2 miles, with a general strike of N. 40° E. and with a dip 
approximately 20°-30° NW. Considerable prospecting has been 
done in tracing this band of schist. Assays show that there is less 
than 5 per cent of corundum in this schist, although some specimens 
have yielded 12 per cent. The latter were probably pieces broken off 
along planes of lamination of the schist, while the rest of the piece 
from which they were broken off carried but little corundum. 
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The Foster tract is in Georgia, about IJ miles from Scaly Mouii- 
dn, and the State line forms its northern boundary. It is on both 
das of Falls Branch, one of the smaller western tributaries of the 
allulah River, and is about 3,500 feet above sea level. Here a num- 
5r of pits have been made and samples of corundum have been ob- 
ined which have assayed on an average about 5 per cent of this min- 
al. There is more garnet associated with the corundum in this ore 
tan in that from any of the other localities. 

The Yellow^ Mountain tract is on the north of Scaly Mountain, on 
e northern slopes of the Yellow Mountain. No prospecting has 
^en done here, and from the indications the ore is the same in grade 
'* at the other localities. 

The Chunky Gal tract is at the summit and along the western 
opes of the Chunky Gal Mountain, near the headwaters of Sugar 
ove Creek. With a few interruptions, the corundum-bearing schist 
IS been traced for over 2 miles, with a strike and dip approximately 
le same as on the other tracts. A number of pits and cuts have been 
ade, from which considerable ore has been taken out and tested, and 
le tests show the percentage of corundum to be practically the same 
> at the others. 

The corundum bands of the schist in all the tracts vary consider- 
>ly in width, some being not over a foot or two wide, while others 
'e 18 feet. In these wider bands, however, there are apt to be bands 
■ the normal schist. More or less garnet has been found associated 
ith the corundum in all the schist, and if in any quantity it would 
J.ve to be eliminated or it would prevent any corundum obtained 
'om these ores being used in the manufacture of the vitrified wheel. 

From the extent of the corundum-bearing schist, there is undoubt- 
ily a large quantity of corundum in this section, but the low percent- 
>e makes it very questionable whether the rocks can be profitably 
orked. 

One company, the Corundum Mining and Manufacturing Com- 
any, of Philadelphia, was organized in 1900 to work the Scaly 
Countain and Foster deposits, and spent a great deal of money in 
eveloping the deposits and in erecting a crushing and cleaning 
lant. On account of the small percentage of corundum and 
^cause of the associated garnet the company could not produce 
le corundum profitably, and for the last two years there has been 
o work done on the property. 

JACKSON COUNTY. 

Perhaps the most important corundum locality in this county is iii 
le extreme southeastern portion, in the vicinity of Sapphire, extend- 
ig over into the adjoining county, Transylvania. In this section 
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there is a series of about thirty outcrops of peridotite, which extend 
in a general northea>t -southwest direction. All these outcrops are 
small, and corundum has Ijeen found associated with many of them. 
The location and relative size of the larger of these outcrops and the 
places where conmduni has Ijeen mined are represented on the map, 
fig. 19. Most of this has Ijeen at the Bad Creek and Socrates mines, 
but the greater part of the work done at any of them has been in the 
nature of prospecting. 

Burnt Rock mine. — At the Burnt Rock mine, which is located 
about 5 miles northeast of Sapphire, all the mining has been done 













Fig. 19. — Map of the peridotite areas in the vicinity of Sapphire, Jackson County, N. C, 

showinj; the location of tlie different corundum mines. 

within the peridotite formation, and about 10,000 to 12,000 pounds 
of corundum have been taken out. It is of good quality and occiH*s 
in white crystals and knotty nodules. The ore is free from garnet 
and can be readily cleaned. From the amount of work done here 
the indications are that there is a considerable quantity of good 
corundum associated with the peridotite near its contact with the 
gneiss. The mining at the Brockton mine was also within the 
peridotite, and about the same amount of corundum was taken out 
as at the Burnt Kock mine. The corundum occurs in dull-gray 
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crystals, which are easily cleaned and separated from the gaugiie. 
These two mines are in Transylvania County. Just below this mine, 
on the slopes of Popkr Ridge, a vein of corundum was exposed in 
October, 1900. by workmen who were making a new road. The 
corundum is massive, and gives good indications of occurring in 
quantity. 

Sapphire mine. — The little work that was done at the Sapphire 
mine shows a considerable quantity of white and gray corundum, 
often speckled with blue, very similar to the corundum found at the 
Whitewater mine, G miles south of the Sapphire mine. The Socrates 
mine is about three-quarters of a mile southwest of the Sapphire, in 
a bold outcrop of peridotite. The corundum is in small, knotty 
nodules, and is easily cleaned. A border vein was encountered, but 
little work was done to develop it*. 

Bad Creek mine, — The Bad Creek mine has been worked more than 
any other in this section, and is located about three-quarters of a mile 
nearly south of Sapphire. The work done at this mine has been 
almost entirely on a border vein which has been exposed for the dis- 
tance of 130 feet and has been worked at one point to a depth of 60 
feet. The corundum ore that was encountered in this vein is of two 
distinct kinds; in one the corundum is associated with garnet and 
hornblende, and in the other, which is free from garnet, it is found 
in a matrix of biotite-mica. These two ores should always be kept 
separate, for the corundum can readily be cleaned and separated from 
the associated minerals in the biotite ore and will yield a product 
that can be used in the manufacture of the vitrified wheel, but the 
corundum can be separated only with difficulty from the ore that con- 
tains the garnet. Unless the garnet can be entirely eliminated this 
ore will not make a product that can be used for making the vitrified 
wheel. The vein has an average width of nearly 9 feet, and will carry 
from 15 to 20 per cent of corundum. All the mines just referred to 
belong to the Toxaway Company, Sapphire, N. C. 

Corundum has been found at a number of the peridotite outcrops 
between the Bad Creek and the Whitewater mines; and though this 
does not by any means indicate that there are large deposits of this 
mineral in these rocks, it does indicate, taking into consideration the 
corundum deposits already found northeast and southwest of them, 
that there is a possibility of such deposits, and it makes this section 
a promising one for systematic prospecting. 

During the summer of 1903 considerable work was done at the 
Sapphire corundum localities by Mr. Walter G. Chandler, with a 
view of ascertaining whether or not there were commercial deposits 
of corundum at these various mines. His work, wiiile it showed the 
presence of corundum at all the localities examined, did not develop 
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any deposits in commercial quantity, with the exception of the Bac 
Creek mine. It is not improbable that in some instances the depossi t: 
developed by Mr, Chandler are interior veins and that the bordoi 
vein was not encountered. In other cases it is very probable that tli* 
corundum exists in but very small quantity in the rock, and is noi 
sufficient to make profitable mining. 



It is interesting to note here that the first corundum found in 
North Carolina was picked up in this county in 1847, about 3 miles 
below Marshall and just above the mouth of Little Pine Creek. It 
was a large mass of dark-blue, cleavable corundum, and was found 
on the surface. The next year a smaller piece was similarly found. A 
strip of peridolite cro&ses the river near this point, but, as far as is 
known, no corundum has been found with it. 




Conindum h IS bee fo ind nl ig gi ij ci^-^tal on the s irface of 
a large outcrop of an ph bolite wh ch is i miles above Marshall and 
half a mile north of the mouth of Big Ivy River. Mr. G. C. Haynie, 
of Marshall, tha owner of the proptirty, has in his possession a crystal 
from this place that weighs 17 pounds. (See fig. 20.) 

Carter mine,— Thifi mine is in the southeastern corner of the county, 
very close to the Buncombe Coimty line. It is located on Ilolcomlxi 
Branch, a tributary of Little Ivy River, and near the northern end of 
a strip of peridotite. which extends from Morgan Hill, in Buncoml>e 
County, a distance, of more than 2 miles, and which has an average 
width of about one-fourth of a mile. The corundum that has been 
mined was found in what is probably an interior vein, and was 
inclosed by chlorite and vermiculite. It was obtained in masses of 
white, pink, and lilue colors, which were intimately associated with 
greenish-black spinel and feldspar. \Vhile there has been some 
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mining done here, the deposit has not been thoroughly prospected, 
and future developments may show the existence of a large deposit 
of corundum near the contact of the peridotite with the gneiss. 

There is no obvious reason why this ore could not be used in the 
manufacture of any kind of an abrasive wheel. Although the corun- 
dum can not be separated from the spinel, this should not interfere 
with its use for this purpose. 

Corundum was first found at this mine by Dr. C. D. Smith about 
1880, and soon afterwards work was begun by Mr. William Carter, 
and Dr. H. S. Lucas, who took out a few tons in prospecting. After- 
w^ards a little prospecting was done by Mr. M. E. Carter, and by 
Messrs. Rice and Coleman, who sold the property to Tarr, Hamilton 
& Co., of New York, who began regular mining about 1880. A 
steam crushing and cleaning plant was erected at the mine, and 
about 20 tons of corundum were cleaned and shipped from Marshall. 
Mining continued only about six months, and has not since been 
resumed. 

The corundum localities of North Carolina and Georgia are indi- 
cated on the map (PL XV). 

GEORGIA. 

There are scattering deposits of peridotite extending across this 
State in a northeast direction, passing in a general way up the valley 
of the Chattahoochee River to tb& western extremities of North and 
South Carolina. Along this line corundum has been found in the 
following counties: Rabun. Towns. Union, Lumpkin, Habersham, 
Hall, Cobb, Paulding, Douglas, Carroll, Heard, Troup, and, some- 
what off the line to the east, in Walton. In Forsyth C^ounty surface 
specimens have been found that evidentW originatejcl in the quartz- 
schists of the region. Surface specimens of corundum that origi- 
nated in a mica-schist have been found in Upson County. Considera- 
ble work has been done along this belt in the nature of j)rospe('ting, 
and for a number of years a productive mine — the Laurel Creek — was 
operated at Pine Mountain, in Rabun County. 

The corundum localities are shown on the map (PI. XV), which 
also gives the general location of the peridotite formations that have 
been observed in this section. Although there is considerable perido- 
tite occurring in the northern portion of the State, it is at but few 
places thus far that corundum has been found in any (ijuantity, and 
these are at the extreme northern part, not far from the North 
Carolina line. 

Georgia corundum is well known, and perhaps has the best reputa- 
tion of any on account of that obtained from the Laurel Creek mine, 
which, with the exception of the Track Rock mine, is the only one 
that has produced any considerable (j[uantity of corundum. The 
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jKTidotiir foniialioiis aiv not m) lar^ as in North Carolina, nor are 
the corunduni l<K*aliti(*> >(> nunieroii>. and it is not probable thatthei^ 
is as niiirli roniixhiiii in this State as in North Carolina, although 
the Laiir(»l Cn»(»k mine may lx» superior to any one thus &r located 
in North Carolina. 

Laurel Cnvk inhir, — This mine, which is owned bv the Interna- 
tional Corunihim and K.iierv Company, is located at Pine Mountain, 
Kabun County, and is is mih»s fnmi Walhalla, S. C-, the nearest 
point on the raihoad at pres<»nt, although a railroad. now in construc- 
tion from Tallulah Falls to Rahuii (Jap will pass within a few miles 
of this mine. At this locality there is a large outcrop of peri- 
dot ite, covering several hundivd acres, and along the contact of 
this with the gneiss large* deposits of corundum have been found. 
Several openings have Ikh'ii made, s(mie of which have been worked 
very extensively. Fig. i^l is a topographic map of this peridotite for- 
mation, showing the general location of the cuts and shafts that have 
lK»en made. As is seen from the map, the formation extends over 
two small hills, which, on account of their rough and barren nature, 
oifer a sharp contrast to the surrounding country. There is a large 
open cut ( 1 in fig. r^l ) on the west side of the formation, which follows 
for the most i)art along the contact : is 200 feet in depth at the lower 
end, and gradually rises until at the upper end the surface is reached. 
At its lower end this cut encountered what is known as the Big vein 
of massive corundum, the cut having followed on a border vein of 
crystal corundum. PI. XVI is from a photograph of this cut, which 
shows the gneiss very distinctly on the left and the peridotite on the 
right, with the shaft house in the f(U'eground. 

The Big vein of massive corundum, for which this mine is noted, 
is at the foot of the south slope of the hill, and has been followed from 
the lower end of the cut (1, fig. 21) for a distance of over 300 feet, 
represented by the dotted lines, with the shaft house (4, fig. 21) near 
the western end. Although this vein is near the contact of the peri- 
dotite with the gneiss, it is separated from it by a band of peridotite 
and a small vein of sand corundum. There is some doubt whether the 
block of gneiss (2, fig. 21) is entirely surrounded by the. peridotite 
or whether it i)enetrates the peridotite from the main mass of gneiss. 
From what could be seen, and from information obtained from Mr. 
A. F]vans, foreman of the mine, it has very much the appearance of 
being entirely inclosed in the mass of peridotite. The Big vein, 
which has been worked by an inclined shaft IIG feet deep, with tun- 
nels 800 feet in length, has brought the work up to the block of gneiss 
just referred to. and, according to Mr. Evans, a little work was done 
farther to the east which showed the corundum vein to extend on the 
south side of the block of gneiss, and it is not at all improbable that 
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this vein continues as represented by the dotted line 3. Open cuts 
on the east and west side of this block of gneiss have followed border 
veins of corundum, PI. XVII, A, gives a view of the peridotite 
formation near the cut on the east side. Little work has been done at 
iiaurel Creek except on border veins, the principal exception being a 
small interior vein (6 in fig. 21) near the east end of the formation, 
from which considerable corundum was obtained, but the vein soon 
began to pinch out. PI. XVII, B, gives a view of this vein, show- 
ing both the hanging and foot walls of peridotite. At 5, fig. 21, 
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considerable work has been done, and some large crystals, for which 
this mine is noted, were obtained here. 

This is perhaps the most famous torimdum mine in this country 
and has furnished ore from which an exceptionally good commercial 
product has been obtained. 

It has not been worked since 1894, when the tunnels and shafts of 
the Big vein were cut off by the slipping of a large block of the 
peridotite formation, nearly a 200-foot cube. It is that portion of 
the formation represented on the map (fig. 21) between the open cut 
(1) and the cut to the west of the block of gneiss (2). 
Bull. 269—06 M 9 
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Tvach. Roch mine, — The location of this mine is in the northeastern 
pai-t of Union County, (la., on the south side of Track Rock Gap. 
The corunchim occurs in a peridotite foraiation, which is very much 
decomposiHl on the surface, there Ixung very little visible but a mass 
of chlorite-schist containing more or less actinolite. A tunnel, hav- 
ing its upper end 75 feet l)elo\v the surface, has been run in on the 
formation for about t200 feet, with short branching tunnels at several 
points. P^rom the material cut through by the tunnel, which was 
examined by Mr. King,'* of the (leorgia Geological Survey, the rock 
was found to be an altered peridotite, made up of small grains of 
chrysolite surrounded by actinolite and containing many grains of 
magnetite. It may be that the original of this rock was the peridotite- 
amphibole-picrite. 

All the work that has been done at this mine has been entirelv 
within the. formation, and the best results would be obtained near the 
contact of this rock with the surrounding country rock. 

FoHter mine, — This mine, which is located in the northeastern part 
of Towns County, Ga., just over the North Carolina line, has been 
described with the other mines occurring in this vicinity under the 
head of " Corundum in North Carolina,'' on page 123. The corundum 
occurs in a quartz-schist, and the property is owned by the Corundum 
Mining and Manufacturing Company, of Philadelphia, Pa. 

SOITTII CAROLINA. 

Corundum is found in Laurens, Anderson, Oconee, York, and Spar- 
tanburg counties. Tlie western portion of this State is in the line of 
peridotites as indicated by the direction of the belt in Georgia and 
North Carolina, and these ro(!ks are known to exist along the border 
in the northwestern corner; but no work has been done to trace out 
their distribution nor to develop the corundum deposits, if such exist. 

In the northeastern part of Yoi'k County, fi'om 3 to 4 miles west of 
the Catawba River, on the land between Allison and Crowder creeks, 
corundum has been found in a belt about 200 to 300 yards wide which 
skirts along the western slopes of Nannies Mountain. This locality 
is about 12 miles northeast of Yorkville, S. C, and 25 miles southwest 
of Charlotte, N. C. 

Mining operations have been carried on at two distinct portions of 
this belt, one a mile north of the summit of Nannies Mountain, on the 
property of Alexander Rickard. The work done here consists of a 
shaft about 35 feet deep, from which several drifts have been run, 
which penetrate what is probably a light-gray granite, but it is much 
decomposed and of a sandy constitution. The only solid materials 
encountered were irregular masses of black, cleavable corundum asso- 
ciated with muscovite mica. In the surrounding fields float corun- 

« Bull. Geol. Survey Georgia No. 2, 1894, p. 93. 
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dum ranging in size from small particles to masses of several pounds 
in weight are abimdant, and many tons of this have been picked up 
and shipped. 

A little to the west of the south end of Nannies Mountain, about 
1^ miles from the Rickard mine, there is a similar occurrence of corun- 
dum. There have been a number of shallow cuts, ditches, and pits 
made in prospecting for corundum, but apparently none was found 
in place. The corundum that is found is often wrapped in mica. 

ALABAMA. 

The Appalachian crystalline belt passes under the Cretaceous and 
later sedimentary formations in the central part of the State near 
Montgomery. Representatives of the peridotite belt have been found 
in the vicinity of Dudleyville, in Tallapoosa County, and corundum 
has been found in fragments on the surface both in this and Coosa, the 
adjoining county on the west. No corundum has as yet been found in 
place, but it evidently originated in the peridotite rocks. Nothing 
that indicates a workable deposit has been found in the State. 



VIRGINIA. 

The only records that could be found show conmdum to have been 
found in only two localities in the State. The first is a large deep- 
blue crystal found in Louisa County by Mr. Louis Zimmer, and 
reported by Mr. George F. Kunz.* The second is that described by 
Doctor Genth in 1890, from Patrick County, and noted above on 
page 55. The peridotite belt is continued through the State by a 
great number of talc and serpentine rocks, but no corundum has been 
reported from any of these localities. 

PENNSYLVANIA. 

The serpentine belt that comes diagonally across Maryland is con- 
tinued through the counties of Lancaster, Chester, Delaware, Mont- 
gomery, and Bucks in Pennsylvania. Corundum is found associated 
with it in many places, especially in Chester and Delaware counties, 
and, a few years ago, was mined to some extent in Chester County. 
It is found here in chloritic zones about the serpentine, and in larger 
amounts in granular albite, much like the occurrence in feldspar 
veins at Buck Creek, in Clay County, N. C. It is near the contact of 
the serpentine with the gneiss. 

Zones of chloritic minerals along the borders of the serpentine 
masses and in the larger joints are constantly present in these corun- 
dum localities, and chromite is found in the mass of the serpentine 



•Mineral Resources U. S. for 1883-84, U. S. Geol. Survey, 1885, p. 735. 
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itself. Considerable prospecting has been done in Pennsylvania, and 
corundum has been mined in one or two places, but these are now 
abandoned. 

Corundum has been found more abundantly near Unionville, in 
Newlin Township, Chester County. It is found here in a mass of 
serpentine rock, with an average width of about 800 feet and a length 
of 1 mile. A number of tons of corundum have been obtained from 
this mine, but during the last ten years little or no work has been 
carried on. Associated with the corundum are tourmaline and spinel. 

NEW YORK AND NEW JERSEY. 

The only corundum, except the emery variety, that has been found 
in New York or New Jersey is in association with the crystalline lime- 
stone, described on page 60. The occurrences are of no commercial 
importance, but are of considerable scientific interest. 

No corundum whatever has been found associated with anv of the 
peridotite rocks or their altered f acies that have been located in these 
States. 

CONNECTICUT. 

The first corundum discovered in Connecticut was only surface 
specimens and nothing of commercial importance was developed. 
Early in the century, a mass of cyanite w^as found at Litchfield, 
" associated with talc, sulphuret of iron, and corundum — reported to 
weigh 1,500 pounds." It has also been found sparingly with silli- 
manite in the vicinity of Norwich. In 1902 Prof. B. K. Emerson, of 
Amherst College, described corundum from Barkhamsted, Conn., 
where it occurs in association with cyanitic mica-schist and fibrolite 
gneiss. The corundum forms a bed between 2 and 8 inches thick, and 
is of a (lark-blue to blue-black color, with occasional patches that are 
decidedly green. There is no commercial quantity of corundum at 
this locality. 

MASSACHUSETTS. 

As has been stated on page 53, corundum has been found near Pel- 
ham, in this State, occurring in a zone of biotite, w^hich has resulted 
from the contact metamorphism of a peridotite on gneiss. Incidental 
to the mining of asbestos at this locality several tons of corundum ore 
were taken out and shipped. The deposit has not developed into 
one of any economic importance. The emery deposits of the State 
are, however, among the most important corundum deposits in the 
United States, and these are described on pages 134-137. 
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To the west of the Appalachiim Mountains theiv «iv Iwt fiwr 
States in whidi ccnnndiim is authentictllT known to i>cour^ n*mol\\ 
Montana. Col<Mrado. Idaho, and California, It has lieen ivjH>rt*Hi 
from Nevada, but no definite information or reference to the UKalitv 
can be obtained- The cmly localities of any commercial imiH>rtaniv 
are those in Montana, and th^s^ are the only ones that are dcsiTil^Hl 
here. The California deposits have been descril^eil on i)ages 4:i-44^ 
those from Idaho on pa^ 116, and those from Colorado on |>age 49, 

The eormidum deposits in Montana are lot^teil in the si>uth-ceutral 
[mrt of Gallatin County, on the headwaters of Elk Creek, in a yroup 
of foothills between the Gallatin Valley and Spanisli Creek Itasiu, 
They are about 23 miles nearly south of Belgrade, Gallatin County, a 
station on the Northern Pacific Railroad. The corundum ixxnirs in 
a seynite, as described on page 48. The crystals of conuuhun Miry 
from a fraction of an inch up to 8 inches in length, and sonu* havo 
been found that weighed 1^ to 2 pounds. This mineral is not dis- 
tributed evenly throughout the syenite rock, but is sometimes ix)n- 
centrated into seams or streaks from a few inches to 84 inches in 
width. Some of the smaller seams are almost pure cH>runduui, and 
in the larger ones the percentage varies from 10 to 70 per (vnt. The 
full width of the corundum-bearing syenite is from 8 to 10 feet, and 
it will average from 5 to 10 per cent of corundum. There aiv thiHH* 
companies which are developing corundum properties in this giMieral 
district, of which the largest and at the present time the most im|)()r> 
tant is the Montana Corundum Company. This company is working 
a property that has been developed by means*%f shafts, tunnels, j)its, 
and crosscuts which show the deposit to be very persistent and reg- 
ular for over 1,000 feet. The property has been thoroughly e(|uipped 
with machinery for mining, cleaning, and preparing the corundum 
for market. The cleaned corundum makes a good abrasive* ; it han 
been tested by a number of users of this kind of abrasive nuiterial, and 
they have reported favorably regarding it. A fire test has bec»n nuicle 
on this corundum by the author, and it was proved that it (rould Ih^ 
used in the manufacture of a vitrified wheel. 

The Bozeman Corundum Company has been developing a prop- 
erty about 14 miles southwest from Bozeman. The corundum M^aniH 
vary from a few inches to 3 feet in thickness, and are being exploited 
by shafts and drifts. Five miles to the west of the property of Ww 
Montana Corundum Company is the Anceny corundum depoHit, 
which is now being developed. 
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EMERY. 

Until recently the only emery known to occur in the United States 
was that at Chester, Mass., and at Peekskill, N. Y., the principal min- 
ing being done at the latter place. Emery has now been found in 
North Carolina in a promising prospect, and also at one locality in 
Virginia. As is stated on page 2(), emery is a mechanical mixture of 
corundum and magnetite, or sometimes hematite. Because of its 
striking resemblance to iron ore, especially where it is a mixture of 
corundum and magnetite and is therefore magnetic, the deposits at 
both Chester and Peekskill were first worked as iron ores, and it was 
not for some time that their real nature and value were understood. 

Since then the deposits at Chester and Peekskill have been worked 
continuously and extensively. 

Spinel is sometimes associated with the emery and increases in 
amount until it is largely in excess of the conmdum, and the ore passes 
over into what might well be called a " spinel emery." 

MASSACHUSETTS. 

The only deposit of emery that has been foimd in this State is 
in the vicinity of Chester, where the emery vein has been traced for 
nearly 5 miles. The vein is first encountered about 2 miles northwest 
of the village of Ch?';ter, in a ledge that projects into Westfield River 
from its left bank. The vein can be followed almost continuously 
along the line of the strike — south to a little east of south. It extends 
across the east slope of Gobble (North) Mountain, drops down into 
and crosses the narrow valley of Walker Brook, and then rising, it 
crosses South Mountain and can be followed for over 2 miles to the 
south. The map (fig. 22) shows the general position of this emery 
vein, the places that have been opened along it, and the location of the 
different emery mills. The emery occurs in an amphibolite, which 
has been described on page 39. 

The first work was done toward the southern end of the vein, about 
half a mile north of where it disappears, at what is known as the 
Wright mine. About twenty years ago rather extensive mining was 
carried on here, the work consisting of an open cut nearly 1,400 feet 
long that was worked to a depth of 6 feet at its southern end and of 
iibout 30 feet at its northern, with probably an average depth of 20 
feet for the entire distance. Emery varying in width from 3 to 20 
feet was encountered throughout nearly the entire length of the cut. 

This mine was reopened in 1899, a shaft 87 feet deep having been 
sunk on the vein near the southern end of the cut and drifts run out 
from it. Margarite is the most conspicuous accessory mineral, and 
specimens that can rarely be excelled have been found here. 
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Continuing nearly half a mile to the north on the vein and near 
the top of the mountain is the Melvin mine. There is a shaft here 
40 feet deep, from which drifts are run. This shaft is but 1,250 
feet from the head of the upper tunnel of the Old mine, the next one 
to the north. It is in this Old mine that the most extensive work has 
been done. Fig, 23. is a cross section of its underground workings 
in 1899. The mouth of the lowe-st tunnel is but 8 feet above Walker 
Brook and 75 feet to the south of it. As is seen from the diagram, 
the emery does not occur continuously throughout the vein, but in 
pockets or chimneys which dip into the vein about 30° N. From 
the work already done these seem to hold tliis <lirection rather con- 
stantly, so that the pockets 
can be approximately lo- 
cated at a given depth. 
It was in the first chimney 
of emery (see map, fig. 22)- 
that the beautiful speci- 
mens of diaspore for which 
this mine is noted were 
found. 

North of Walker Brook 
and about SOO feet from 
the Old mine is the Macia 
mine, where a small amount 
(if surface work has been 
done. Near the head of a 
small ravine a tunnel was 
started on the west of the 
vein to intercept it, but 
work was discontinued be- 
fore the vein was reached. 

The next opening is 

near the highest point of *'"'■ 22.— Map showing Ihe Location of the emery 
,, - . ,, duposit at Cbeatur, Muaa. 

the vein on the eastern 

slope of Gobble (North) Mountain, about three-fourths of a mile 

north of the Macia mine, and is known as the Sackett mine. At 

this part of the vein there was a considerable quantity of magnetite 

that was practically free from' «'orundum and was mined as an iron 

ore. This mine was worked very extensively between twenty and 

thirty years ago, but had been abandoned until 1899, when it was 

reopened. The old works were near the highest point of the vein, on 

the slope of the mountain, and were worked for about 30 feet. The 

new work was started 117 feet below the mine, and a tunnel from the 
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east side was run 114 feet to the vein. When this was reached a 
shaft and tunnels were start- 
ed. At this mine the corun- 
dum occurs in what might be 
called porphyritic crystals of 
a bronze color, which are from 
5 to 15 mm. across. Here blue 
and white masses of corundum 
weijfhing several pounds have 
been found, and small, well- 
formed blue crystals are also 
frequent. A little north of 
this mine, in an old opening, 
a cross vein of chlorite was 
encountered which carried a 
great many almost perfect 
cubes of pyrite and radiating 
groups of black tourmaline. 

The last opening on the 
vein where there has been any 
work is at the Snow mine, 
over a mile north of the 
Sackett mine, A small open 
cut was made that exposed 
the vein, 3 feet in width. Be- 
tween these two mines and 
also from the Snow mine 
I ■ - north to the river the vein 

yL__c_ I 2 can be followed almost c«n- 

■ ■BUCJIIjjffiH J I I ^ tinuously. 
I P^^MBb l\ f' 5 Although the vein can be 
1 ^^BHH 11 ) " followed nearly the whole dis- 

'*^^H Ipy 'S tance, the emery does not oc- 

s cur throughout its entire 
I length, for it is often in a 
I series of pockets that are fre- 
V quently connected with each 
rt other along the strike by a 
a thin streak of chlorite and 
^ have a general dip in the vein 
of about N. 30°. In the direc- 
tion of the dip, however, the 
emery is more or less continu- 
ous. The width of the vein 
varies from a few feet to 10 or 12, with an average width for the 
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emery of about 6 feet. This is the most extensive deposit of emery 
known in this country. 

From the beginning of mining at Chester up to two years ago the 
deposits there yielded the largest production in the United States. 
Now, however, they are exceeded by those at Peekskill. 

Emery has also been discovered in the vicinity of Huntington, 
Mass., but no development work has as yet been done. 

NEW YORK. 

The emery deposits of this State occur associated with the norite 
rocks in Westchester County that have been described on page 41. 
Deposits of magnetite and emery have been found at a number of 
places 3 to 4 miles southeast of Peekskill. These deposits vary con- 
siderably in character, some being a nearly pure magnetite, others 
containing magnetite and spinel, and still others magnetite, spinel, 
and corundum. Those within a mile north and northeast of Crugers 
Station have been worked for iron ore, while those worked for emery 
are in the southeastern part of Cortlandt Township. The principal 
openings have been made on a ridge running north from Colabaugh 
Pond, and it is here that the ore has been mined. The iron ore and 
emery appeared to be very rich, but it was found upon examination 
that there was present more or less of a dark-green mineral mixed/ ^ i 
with magnetite, and this mineral was shown by Williams ^ to be theV ^ 
pleonaste variety of spinel. There is also considerable spinel in the 
emery, and even when the emery is abundant the ore can not be 
distinguished in the hand specimens from that in which there is 
almost none of the spinel. 

At the emery deposits in the southeastern part of Cortlandt Town- 
ship the percentage of corundum varies considerably at different 
openings, and it is sometimes observed in small blue, white, and color- 
less crystals. Associated with most of the corundum there is spinel, 
and much of the ore that has been mined for emery has contained 
little or no corundum and has been made up of magnetite and spinel. 
An ore of this sort would have most of the requisite properties of a 
true emery except the high degree of hardness due to the corundum ; 
and when made up into a wheel it would not have the cutting effi- 
ciency of a true emery wheel. The spinel, which is 8 in hardness 
(corundum being 9), would play the same part in this ore as corun- 
dum in the true emery, and although not so hard as corundum it has 
the cutting qualities which would give the ore considerable value as 
an abrasive. For many purposes wheels made from this material 
could be used fully as well as emery or corundum wheels, and for 
some purposes they might be used to better advantage. The spinel 



• Am. Jour. Sci., 3d ser., vol. 33, 18S2, p. 194. 
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would not interfere at all in the manufacture of a vitrified wheel. 
Some of the ore that has l)een mined here carries a very high per- 
centage of garnet. 

The analyses that have been made of this ore all show a high per- 
centage of alumina, which was to be expected, as the spinel is an 
alumina mineral, (MgFe)(),Al./).p and contains about 50 per cent of 
this oxide. An error is very often made in judging the percentage of 
corundum in an ore by calculating as corundum the total percentage 
of alumina obtained iii a chemical analysis, which would represent, 
however, the alumina contained in all the aluminous mineral compo- 
nents of the ore. (See p. 21.) 

Some of the ore at these mines is undoubtedly a true emery, but a 
considerable portion of it is a mixture of spinel and magnetite, which, 
while not a true emery, will make a useful abrasive. This whole ore 
body might be called a spinel-emery. 

From what has been said regarding the occurrence of the emery 
in these Peekskill deposits, their pockety nature is what would.be 
naturally expected, and this has been characteristic of all the mining 
that has been d(me in this district. 

The Blue Corundum Mining Company, of Boston, Mass., is one of 
the largest miners in this section. It has leased the emery deposits on 
the land of Isaac McCoy, 3 miles southeast of Peekskill. Its prin- 
cipal work is on the summit of a hill about half a mile south of the 
McCoy house and consists of an open cut 40 to 50 feet deep, 40 feet 
long, and 12 to 20 feet wide. The emery ore is from 4 to 6 feet wide, 
but it is broken up by bands of serpentine and chloritic rocks. In 
some of the ore the corundum is very distinct, occurring in elongated 
bluish-white crystals up to 5 mm. long. This ore is very free from 
garnet. 

Another deposit of emery has been encountered 50 feet below the 
summit, and still another 25 feet farther down. No mining has been 
done at either of these points. 

The ore is hauled by teams to Peekskill, where it is shipped by rail 
to Easton, Pa. 

On a hill 1 mile east of the McCoy mine H. M. Quinn, of Phila- 
delphia, Pa., has mined on the land of John H. Buckby. Pockets of 
emery were encountered on the summit of the hill and at a number of 
{)oints on its western slope, but they soon pinched out. About 50 
feet below the summit a face of rock 15 to 20 feet high and 40 feet 
across has been exposed. The only emery seen here is the remnant of 
a pocket. 

As far as could be learned the emery deposits of the Tanite Com- 
pany, of Stroudsburg, Pa., are also leased. They are on the lands of 
Henry Heady, Oscar Dalton, and David Chase, and are for the most 

rt similar to the deposits just mentioned. The ore on the land of 
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Heni*y Heady is composed largely of garnet, and a considerable por- 
tion of it has been shipped by the Tanite Company to their mill at 
Stroudsburg. 

NORTH CAROLINA. 

Corundum has been known to occur in quantity in this Stat« for 
over thirty years, but emery has until recently been known from only 
one locality, and here the quantity was not apparently sufficient to be 
worthy of any development. This deposit has been descril>ed by 
Genth" as- occurring at the McChristian place, 7 miles south of 
Friendship, Guilford County. 

During the last few years emery has been found in Macon County 
in what appears to be considerable quantity. Nothing definite can 
be stated regarding the rock in which it occurs, as it is greatly decom- 
posed as far as it has been exposed by the excavations. It does have, 
however, very much the appearance of a decomposed basic magne- 
sian rock. There are a number of small outcrops of this saprolitic 
rock about 5 miles southwest of Franklin, the county seat, and emery 
in varying quantity occurs at all of them. 

These outcrops, as far as could be judged, are isolated and in no 
way connected with one another. They are lenticular in form and 
but a few hundred feet w4de, the longer axis having sometimes two or 
three times this length. While the general direction of the strike of 
these outcrops is nearly the same, they are not in even an approximate 
line as regards one another. For nearly 15 miles south of them and 
following the valley of the Little Tennessee River small isolated out- 
crops of peridotite are numerous. The country rock through which 
these have forced their way is a hornblende-gneiss. 

Considerable mining was done in 1898 by Dr. H. S. Lucas, of 
Franklin, at the Fairview mine, near North Skeener Gap, about a 
hundred tons of ore having been taken out and cleaned. The vein 
has been tapped at intervals for a distance of nearly 200 feet, good 
emery being encountered at each opening. All the work done was 
near the summit of Fairview Knob. 

One mile N. 25° W. of the Fairview mine, on the southwest slopes 
of Dobson Mountain, another opening has been made for emery in an 
outcrop of the same rock on the land of J. A. Waldroop. A vein of 
emery ore was uncovered here that was 15 feet wide. No mining has 
been done here, all the work being in the nature of prospecting. 

Emery has been found in similar outcrops on the lands of William 
Mann, three-fourths of a mile south, and of James Ledford, IJ miles 
S. 30° E. of the Fairview mine: Preliminary fire tests were made 
upon the cleaned product of this ore, which proved it to be well 

> ^i^^^PM^^—— 111 M I « ■ ■■ m . ■ ■ , - ■ ^ 

« Bull. U. S. Geol. Survey No. 74, 1891, p. 30. 
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adapted for use in the manufacture of the vitrified wheel. With the 
completion of the railroad to Franklin, which follows down the val- 
ley of the Little Tennessee River, from the Georgia line, all of these 
deposits will be in close proximity to railroad transportation. 

Six miles north of Burns vi lie, Yancey County, on the south side of 
Mine Fork, half a mile above its mouth and 800 feet above it, corun- 
dum has been found which is in very finely dividend particles, inti- 
mately mixed with magne^tite, menaccanite, and staurolite. The 
staurolite is transparent and of a ric^h brownish color, and has lyeen 
mistaken for corundum. The staurolite and corundum together 
constitute from 5 to 10 per wnt of these* mixed minerals. The only 
work that has l)een done here is the sinking of two small openings, 
75 feet apart, on the strike (X. 25° E.) of the ore, which has exposed 
it for a width of () to 10 feet. Nearer the summit of the ridge, and to 
the west, a similar outcrop of ore has been found. Unless it is found 
by further work that the percentage of the corundum increases, this 
deposit will have little or no commercial value. The railroad is now 
within B miles of this deposit, and will give good transportation 
facilities if a large deposit of commercial ore should be developed. 

VIRGINIA. 

In Pittsylvania County, about l^ miles nearly due west of Whittles, 
a station on the Southern Railroad, emery has been found at a num- 
l)er of localities on the lands of Messrs. Richard C. Keatts, J. D. 
Craddock, J. H. Hargeaves, and J. W. Nance, and on the John 
Yeates estate. Surface emery is quite abundant on many of these 
farms. The only place where any attempt has been made to explore 
the emery is on the Keatts farm, where two openings, about 800 feet 
apart, have been made, on what are apparently parallel veins. Each 
opening is about 20 feet deep. From the lower one two drifts, 10 to 
15 feet long, followed on the vein. All the rocks are saprolitic, but 
those inclosing the emery have the appearance of altered amphibo- 
lites or pyroxenites, and the occurrence is similar to that near Frank- 
lin, Macon County, N. C. 

The emery occurs in seams and loose fragments, which are badly 
stained, but on a fresh fracture it is black and has a metallic luster. 

CORUNDUM LOCALITIES IN THE UNITED STATES. 

Under this head are included practically all the localities in the 
United States at which corundum has been found. If the localities 
have already been described in the foregoing pages, they are simply 
mentioned here. Otherwise, in most cases, the mode of occurrence 
and also some idea of the extent and character of the corundum are 
given. 
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This list is probably not complete, but it represents all those local- 
ities that I have visited and those of which an authenticated record 
could be obtained. 

ALABAMA.'^ 

Dudley ville. — Between this town and Perry Mills, Tallapoosa 
County, corundum has l)een picked up at a number of places in the 
soil, but none has been found in place. Peridotite rocks have been 
found in the vicinity, and it is not at all improbable that the corun- 
dum was derived from these rocks. 

Hanover, — (^orundum has been found sparingly in Coosa County 
in the vicinitv of this town. 

CALIFORNIA. 

Meadoir Valley. — Near this town corundum has been found in 
plumasite. (See p. 42). 

Flu man County. — (See j). 42.) 

Loa Antjelen (\)}(uiy. — Conuidum is reported as having l>een found 
m the drift of San Francisquito Pass.^ 

(X)IX)RAIH). 

Canyon. — In a granitic rock. (See p. 49.) 

Chaffee County. — Corundum crystals have been found at the Calu- 
met iron mines in the mica-schists at their contact with intrusive 
dikes of diorite. Mr. R. C. Hills, geologist to the Colorado Fuel and 
Iron Company, writes that the ore occurs in a band of rock 6 inches 
to 2 feet thick that has been followed for a distance of 500 feet, and 
that it averages 40 per cent of corundum. 

Sa,ron Mountain.'' — (\)rundum has Ix^en foiuid by Mr. F. A. Max- 
well on Saxon Mountain, near (jeorgetown. Clear Creek County. 

(X)NNECTICUT. 

Barkha7UfiteiI. — Near this town, in Litchfield County, corundum 
has recently been discovered. (See p. 132.) 

Litchfield. — Corundum was found here associated with talc and 
l)yrite in a mass of blue cyaiiite. Only surface specimens were 
found. 

Normich. — In the vicinity of this place corundum was found spar- 
ingly wuth sillimanite. 



" Rept. c^eol. Survey Alabama, 1875, p. 85. 
•> Dana's Mineraloiery, 6th ed., 1902, p. 213. 
<^ MIn. and Scl. Press, September, 1903. 
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DELAWARE. 

Corundum has been found in this State in the serpentine rocks near 
the Pennsylvania border. The only locality definitely known is near 
Chandlers Hollow, in Newcastle County, about 2J miles south of 
Concord, Delaware County, Pa. It has been found only in small 
quantity. 

GEORGIA. 

Acworth. — Seven miles southwest of Acworth, Cobb County, there 
is a large peridotite formation which is entirely within Paulding 
County. From a pit sunk within this formation about 1,000 pounds 
of corundum were taken out. It is of poor quality, but makes hand- 
some mineral specimens. 

Bell Creek mine. — This mine is 4 miles north of Hiawassee, Towns 
County, and the corundum, mostly of a pink color, occurs in peri- 
dotite. The work done consists of a pit 12 feet square by 12 feet 
deep. Only a small quantity of corundum was found. 

Caldwell. — On the property of Mr. R. J. Cook, of Caldwell, Union 
County, pieces of sapphire corundum weighing 10 pounds and up- 
ward have been picked up on the surface. (See p. 105.) 

Centralhatchee. — At this place, which is in Heard County, grayish, 
white, and blue corundum has been found in a matrix of hornblende, 
which is associated with basic magnesian rocks. 

Douglas County. — Blue corundum in a pale-greenish cyanite. 

Foster mine. — The corundum occurs in quartz -schist. (See p. 123.) 

Gainesville. — Beautiful specimens of red conmdum have been 
found in the peridotite formation 1 mile east of Gainesville, Hall 
County. 

Habersham County. — Corundum has been found as surface speci- 
mens at a number of localities in this county, and at one place in the 
peridotite formation. There have been no developments and there 
are no indications of any quantity. 

Hamilton mine. — The corundum occurs in a peridotite formation 
about 5 miles north of Young Harris, Towns County. No large 
quantity has been found. 

Hiawassee. — Corundum has been picked up on the surface at a 
number of localities in the vicinity of Hiawassee. Some of the corun- 
dum found has been of a ruby color and nearly transparent. See 
also Hog Creek mine. 

Hog Creek mine. — This mine is 2 miles a little south of west of 
Hiawassee, Towns County, but it lacks development. The corundum 
is associated with peridotite, and is pink, blue, and white. 

Laurel Creek mine. — In peridotite. (See p. 128.) ^ 

Monroe. — Four and a half miles from Monroe, Walton County, on 
the farm oi Mr. George W. Breedlove, black corundum has been 



CORUNDUM LN UNITED STATES. 143 

found associated with peridotite rocks. Some little prospecting has 
been done here within the formation and some near tlie contact. 

Pine Mountain^ Rahun County. — In peridotite. (See p. 128.) 

Porter Springs. — One mile southeast of this place (in Lumpkin 
County) corundum has been found in an amphibolite, but not in 
quantity. 

Powder Springs. — There is a considerable outcrop of peridotite in 
Cobb County, in the vicinity of Powder Springs, which offers a prom- 
ising place for prospecting. A small vein has been opened on the 
W. B. Turner farm. 

Rahun Gap. — Several pounds of corundmn have been obtained 
from the Beavett mine ; it occurs in a peridotite rock. 

TeltonvUle. — One mile north of this town, in Forsyth County, sur- 
face specimens of corundum have been found which evidently origi- 
nated in the quartz-schists of this region. 

Stone mine. — This mine, which is in the same general formation as 
the Track Rock mine (see p. 130), is in Rabun County. Only a little 
development has been undertaken, and the prospect that the deposit 
may be valuable is not very favorable. 

ThoTTiaston. — Seven to 8 miles southwest of Thomaston, Upson 
County, considerable corundum has been found on the surface at the 
old Kelly farm. Some of the specimens of the corundum in the 
matrix indicate that it was derived from a mica-schist. The crystals 
are all flat and tabular, with basal plane very prominently developed, 
and they vary in thickness from an eighth to half an inch. They are 
usually bounded by the prism and the base with occasionally the unit 
rhombohedron. The basal plane is often pitted or etched with tri- 
angular indentations similar to those described as occurring on the 
North Carolina rubies (p. lOtS) and the Montana sapphires (p. 109). 

Track Rock mine. — In peridotite. (See p. 130.) 

West Point. — A short distance northeast of this town (in Troup 
County) corundum has been found sparingly in a narrow strip of 
peridotite. Apparently no large quantity is present. 

• IDAHO. 

Orifino Creek. — (See p. 110.) 

Pierce City. — Fragments and crystals of corundum have been found 
in the gravel deposits in the vicinity of Pierce City. (See p. 116.) 
Rhodes Creek. — (See p. 116.) 

MAINE. 

Corundum has been found sparingly at Greenwood, Me.,« occurring 
in crystals in mica-schist and associated with beryl, zircon, and 
lepidolite. 



« Dana's Mineralogy, 6th ed., 1902, p. 213. 
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MARYLAND. 

Corundum has l)een report<*d as occurring in the vicinity of White- 
hall, Baltimore County, but no definite information can be obtained 
that any has been found here lx\vond a stray surface specimen. 

MASSACHUSETTS. 

Chester, — Emery in amphibolite. (See pp. 88, 92, 134.) 
Uuntington. — Emery in amphibolite. (See p. 137.) 
Pelham. — Corundum in saxonite. (See p. 53.) 

MONTANA. 

American Bar. — The lowest bar on the Missouri River on which 
sapphires have been found. (See p. 106.) 

Anceny mine. — In syenite. (See p. 133.) 

Belg7'ade.-^{See pp. 48, 133.) 

Bozeman. — Fourteen miles southwest of this town corundum is 
found in syenite. (See p. 133.) 

Cottonwood Creek, — In the gravels of this creek greenish-colored 
sapphires have been found. (See p. 111.) 

Dana Bar, — A bar in the Missouri River, in the gravels of which 
sapphires have been found. (See p. 107.) 

Eldorado Bar, — Sapphires in the gravel. (See p. 107.) 

Emerald Bar, — The highest bar on the Missouri River in which 
sapphires have Ix^en found. (See p. 107.) 

French Bar, — Sapphires have been found in a small dike of andes- 
ite. (See p. 107.) 

Gallatin Conntii, — Corundum in syenite. (See pp. 48, 133.) 

Magpie Gulch, — Pale-greenish sapphires have been found in the 
gravel. (See p. 107.) 

Metropolitan Bar, — Sapphires occur in the gravels. (See p. 108.) 

MiSHOuri River bars, — In the various bars along the Missouri River, 
18 miles east and northeast of Helena, sapphires have been found in 
the gravel. (See p. 106.) • 

N orris, — (See p. IK).) 

Rock Creek, — Sapphires of all (*olors are found in the gravel of this 
creek. (See p. 110.) 

Ruhy Bar, — Sapphires occur in an andesite dike. (See p. 44.) 

Spokane Bar, — A bar of the Missouri River where the most mining 
has been done for sapphires that occur in the gravels. (See p. 107.) 

Togo Gulch, — Blue sapphires occur in a dike of monchiquite. 
(See p. 111.) 

NEVADA. 

Silver Peak, — Corundum has been reported from near this place. 
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NEW JERSEY. 

Franklin Furnace. — A small pocket of corundum has been found 
here associated with dolomitic limestone. 

Newton. — Blue and white corundum occurs in a whitish feldspar 
near the contact of the granitic rock and white limestone. 

Vernon. — Small pockets of corundum in limestone, but not in great 
quantities. (See p. 60.) 

NEW YORK. 

Amity. — Blue and white corundum has been found in the limestone 
near Amity and Warwick, Orange County. Does not occur in large 
quantity. 

Peekskill. — A short distance east of Peekskill emery is found in 
basic magnesian rocks in some quantity. (See p. 137.) 

NORTH CAROLINA. 

Acme mine. — This mine is located about three-quarters of a mile 
west of Statesville, Iredell County. The corundum occurs in crystals 
in an amphibolite. 

Addie. — Crystals of corundum have been found sparingly asso- 
ciated with the peridotite rocks in the vicinity of Addie, Jackson 
County. 

Asheville. — Near this town in garnetiferous gneiss. (See p. 51.) 

Bad Creek mine. — Corundum associated with peridotite. (See p. 
125.) 

Bakersville. — Corundum crystals have been found sparingly in the 
gneiss at William Bowman's, three- fourths of a mile west of Bakers 
ville, Mitchell County. 

Behr mine. — ^This mine is near Elf post-office, on Shooting Creek, 
Clay County. Pink and white corundum have been found associated 
with peridotite rocks. 

Belts hridge. — Crystals of black corundum occur in an amphibolite 
8 miles northwest of Statesville, Iredell County, on the Hunter farm. 

Betts gap. — Corundum in splendid grayish-white crystals that are 
translucent is found in the gneiss to the south of the gap in Jackson 
County. Garnet also occurs in the gneiss. 

Blue Ridge properties. — Corundum occurs in gneiss. (See p. 122.) 

Brockton mine. — Corundum occurs in the peridotite. (See p. 124.) 

Buck Creek mine. — Also known as the CuUakeenee mine. Is in 
a peridotite formation. (See p. 120.) 

Buimt Rock mine. — In a peridotite formation. (See p. 124.) 

Caler Fork. — Kuby mine, the crystals being found in the gravels of 
the creek. (See p. 98.) 

Bull. 269—06 M 10 
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Caney Fork. — Two miles above the mouth of this creek, in Jackson 
County, corundum is found in the chlorite-schist in considerable 
quantity. At many points along this creek and its tributaries corun- 
dum has been found in the chlorite-schists and in gneiss near these 
schists, as at the mouth of and also 2 miles up Chastains Creek and 
on Shoal Creek Mountain, on the West Fork. 

Carpentern Knob, — Along the ridge leading northwest from Carpen- 
ters Knob, near the border of Burke, Cleveland, and Catawba coun- 
ties, corundum in grayish-blue tapering crystals is found associated 
with garnetiferous gneisses and schists. 

Carter mine. — Corundum occurs in a peridotite formation asso- 
ciated with spinel. Considerable work was done here ten years ago, 
but since then the mine has been idle. This locality oflFers a some- 
what promising prospect. 

Celos Ridge. — Corundum crystals 2 to 3 inches long have been 
found sparingly in the decomposed gneiss on this ridge 8 miles south- 
east of Burnsville, Yancey County. 

Chastains Greek. — See above, under Caney Fork. 

Chunky Gal Moimtain. — Corundum has been found in the bands 
of quartz-schists and gneiss of which the Chunky Gal Mountain is 
composed. Garnet is associated with the corundum, which forms a 
very small percentage of the rock. This occurrence is described on 
page 51. 

Collins mine. — Pink corundum in cyanite occurs at this mine near 
Statesville, Iredell County. 

Corundum Hill mine. — The corundum at this mine occurs in a 
peridotite. (Seep. 117.) 

Cowee Valley. — Kuby and red corundum, many specimens of which 
are transparent, are found in the alluvial deposits of this valley. 
(See description of ruby mine, pp. 98-103.) 

Coweeta. — Pink corundum is found in a greenish cyanite at this 
place, in Macon County. 

Cullakeenee mhie. — Same as the Buck Creek mine. 

Cullasagee mine. — This is the same as the Corundum Hill mine. 

Democrat. — Corundum has been found, sparingly associated with 
the peridotite rocks, a little to the south of this place, in Buncombe 
County. 

Egypt mine. — This mine is located in Yancey County, 10 miles west 
of Burnsville, and the corundum is in a peridotite. It is in crystal- 
line masses and distinct crystals of a white color, often mottled with 
blue. This occurrence is interesting as being the only one where 
corundum has been found surrounded directly by dunite. 

Elf. — Beautiful specimens of pink corundum are found in the 
green amphibolite. Occasionally there are blue pieces in this rock. 
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Ellijay Creek, — Corundum has been found at many points in the 
valley of this creek, associated with peridotite rocks. The more im- 
portant of these are the Mincey, Haskett, and Higdon mines. 

Fairview mine. — At this mine emery occurs in basic magnesian 
rocks. (Seep. 139.) 

Fishhawk Mountain. — At an elevation of 4,000 feet on the western 
slope of this mountain, on Hickory Knoll Creek, in Macon County, 
corundum has been found sparingly in a small outcrop of dunite. 

Foster mine. — Near the summit of Chunky Gal Mountain, near the 
headwaters of the northern fork of Shooting Creek, in Clay County, 
corundum occurs in peridotite. (See p. 123.) 

Gaston County. — Blue corundum, associated with mica and quartz, 
has been found at Chubbs, Crowders, and Kings mountains, in this 
county. Emery also has been found at Crowders Mountain. 

Glenville. — Four miles north of this town, in Macon County, corun- 
dum occurs in chlorite-schist similar to that on Caney Fork. 

Gray property. — Corundum in peridotite. (See p. 119.) 

Grimshaw Gem mine. — Sapphires of various colors have been 
found at this mine in peridotite. It is near Mont vale post-office, 
Jackson County. (See p. 104.) 

Hampton mine. — Same as Mine Fork. 

Haskett mine. — This is given under Ellijay Creek. 

Herbert mine. — This mine is on Little Buck Creek, Clay County, 
and is in a long, narrow arm of peridotite extending out from the 
main mass of the Buck Creek peridotite formation. Some prospect- 
ing has been done here, and although corundum has been found, the 
main mass of it occurs 'in connection with the main mass of peridotite. 

Higdon mine. — This mine was worked for a short time, and there 
is connected with it a mill for washing and cleaning the ore. (See 
Ellijay Creek, above.) 

Ishel mine. — Corundum occurs sparingly in what may be a decom- 
posed amphibolite. One of the largest washing and cleaning mills in 
the State is at this mine. 

Kings Mountain. — See Gaston County. 

Marshall. — Corundum has been found in large gray crystals 
half a mile north of the mouth of Big Ivy River and 3 miles above 
Marshall, Madison County, on the surface of a large amphibolite 
outcrop. It is on the property of Mr. G. C. Haynie, of Marshall. 

McChristian place. — Emery of reddish-brown and grayish colors 
has been found at this place, which is 7 miles north of Friendship, 
Guilford County. The property lacks development. Surface speci- 
mens of corundum have also been found here. 

Mincey mine. — The corundum at this mine is found in peridotite. 
(Seep, 119.) 



148 CORUNDUM, ITS OCCURRENCE AND DISTRIBUTION. 

Mine Fork, — Emery, associated with staurolite. (See p. 140.) 

Mo)itcale, — At many of the peridotite formations in the vicinitj^ of 
Montvale, Jackson County, corundum has been found. (Seep. 104.) 

Xewfoimd (rap, — A little to the south of this gap, in Haywood 
(/ountv, red corundimi has been found on the surface of a small mass 
of dunite. 

Nona, — Corundimi in distinct crystals has been found on the sur- 
face, in the vicinity of gneiss, at Nona, Macon County. 

Owens Creek, — Crystals and' grains of corundum have been found 
in bowlders of cyanite near the mouth of this creek, in Transylvania 
County. 

Presley mine, — This mine is located 4 miles north of Canton, Hay- 
wood County. The corundinn, of a blue and bluish-gray color, 
occurs in a pegmatitic dike. 

Reed inine, — The cpnmdum at this mine, which is 6 miles east of 
Franklin, Macon County, occurs in a saprolitic rock, and is in small 
prismatic crystals of a bluish color, some of which are nearly trans- 
parent. 

Retreat. — Near Retreat post-office, in Haywood County, corundum 
has been found in limited quantity in small pegmatitic dikes in the 
gneiss. 

Sapphire. — The mines in the vicinity of this town are described on 
page 123. 

Sapphire mine. — The conmdum occurs in peridotite. (See p. 125.) 

Scaly Mountain. — The conmdum occurs in quartz-schist. (See 
p. 122.) 

Sheffield mine. — The corundum at this mine is in amphi bole-schist. 
(See p. 119.) 

Skeener Gap. — Emery is found here in a basic magnesian rock. 
(Seep. 139.) 

Shoups Ford. — At this place, in Burke County, corundum has been 
found associated with fibrolite. 

Socrates miiie. — One of the mines in the vicinity of Sapphire. 
Corundum occurs in peridotite. (See p. 125.) 

Swannanoa Gap, — Float corundum has been found near an out- 
crop of peridotite. 

Thumping Creek, — Corundum has been found in rough nodules 
and flat crystals in gneiss on the property of Curtis Ledf ord and C. C. 
Patterson, on this creek, Macon County. 

Turkey Knob, — On the summit of this mountain, near the Macon- 
Jackson county line, corundum has been found sparingly in gneiss. 

Waldroop mine. — Emery has been found in a basic magnesian rock. 
(Seep. 139.) 
. Watauga mine. — Same as the Reed mine. 
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West Mills. — Red and ruby corundum have been found in the old 
gravel beds of the streams on the West farm, near West Mills, Macon 
County. 

Whitewater mine. — ^The corundum is in peridotite. (See p. 125.) 

Winston-Salem. — Near this place, in Forsyth County, emery has 
been found similar to that at the McChristian place. 

Yellow Mountain. — The gneisses of this section carry a small per- 
centage of corundum. (See p. 122.) 

PENNSYL,Vx\NIA. 

Blackhorse.^Slender grayish crystals of corundum have been 
found at this place, which is near Media, Delaware County. This has 
been found inclosed by feldspar. 

Fremont. — Near this place, in West Nottingham Township, Chester 
County, corundum crystals have been found, surrounded by feldspar. 

Mineral Ilill. — Corundum crystals have been found at this place, 
which is near Media, in Middletown Township, Delaware County. 
They were surrounded by feldspar similar to that at Blackhorse. 

Newlin. — See under Unionville. 

Shimerville. — At this place, in Lehigh County, corundum crystals 
up to 8 inches in length and 4^ inches in diameter have been found 
loose in the soil. 

Unionville. — In a large mass of serpentine rocks, 1 mile northeast 
of this village, corundum has been found. (See p. 132.) 

Villagegreen. — ^Large crystals of corundum of a brownish color are 
found near this village, in Aston Township, Delaware County. 

West Chester. — Corundum has been found in a serpentine of this 
township. 

SOUTH CAROLINA. 

Anderson County. — Corundum has been reported from this county, 
but none has been found in place. 

Energy. — See York County. 

Ga-ffney. — Corundum, usually of a gray color and in irregular 
masses up to 3 or 4 inches in diameter, has been found about 8 miles 
northwest of Gaffney, on the Island Ford road, near Maud post- 
office, on the Turner Phillips farm. It has not been found in situ, 
but in the gravels of a small stream and as loose fragments in the 
fields on the adjoining slopes. The fragments and what few crys- 
tals have been found are generally free from gangue, but some have 
been found with mica scales attached to them. It is not at all 
improbable that this corundum was derived from a mica-schist. 

Laurens. — About 1^ miles northeast of this town, in Laurens 
County, corundum has been found rather abundantly scattered over 
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the surface. This surface corundum has been found for a number of 
miles to the southwest of this town. Although no corundum has 
been found in place, it was probably derived from a mica-schist, for 
the country rock in this section is largely a schist, and corundum 
crystals were found with portions of the mica-schist attached to 
them. The crystals are all rough, and vary from small ones to some 
that were over 3 inches long and 1 inch in diameter. 

Oconee (U)unti/, — Corundum has been found on the surface in this 
county, but none has been found in place. 

York CoiiNtj/, — In the northern part of this county, at Energ}% 
near the North Carolina line, a black corundum lias been found quite 
abundantly. (See p. 130.) 

UTAH. 

It is reported that a large deposit of corundum was found in this 
State in 1900, but no accurate information has been thus far obtained 
regarding location or quantity. 

VIRGINIA. 

Louisa County. — Deep blue crystals of corundum have been found 
in the soil in this county, but the exact locality is not known. 

Pittsylvania County, — Emery. (See p. 140.) 

Stuart, — Corundum has been found in a mica-schist near this place 
on Bull Mountain. (See p. 55.) No development of the occurrence 
has been made to determine the extent of the deposit or the percent- 
age of corundum. 

Whittles. — Emery. (See p. 140.) 

ALASKA. 

Copper River. — Asteriated corundum of gray and pink colors is 
said to occur in a locality on Copper River, Alaska. 

DISTRIBUTION OF C0RU:N^DUM IN FOREIGN COUNTRIES. 

Until within the last few years there were no localities outside of 
the United States wiiere corundum w^as mined for abrasive purposes, 
w^ith the exception of the emery deposits of Turkey and of the 
Grecian Archipelago. This condition is now changed, and corundum 
has been mined in India and exported to the United States and to 
Europe. During 1901 the Canadian deposits of this mineral were 
commercially developed, the product going principally to Europe and 
the United States. This production has continued to increase each 
3'^ear since that time. Short descriptions are given below of those 
deposits that are of commercial importance. 
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CANADA. 

The Canadian corundum deposits, which have been attracting ccaa- 
siderable attention, are in the Province of Ontario. The corundum 
occurs as a primary constituent of syenite, pegmatite-syenite, and also 
of nepheline-syenite, and those rocks have been traced for over 50 
miles across Renfrew, Hastings, and Haliburton counties, with smaller 
belts of the same rocks in Peterboro, Lanark, and Frontenac dis- 
tricts to the south, makmg a total distance of nearly 100 miles in 
which these rocks have been foinid. 

The rock varies from a normal syenite to a nepheline-syenite, a 
mica-syenite, and a pegmatite-syenite. Corundum has been found in 
all four of these rocks, but it is more abundant in the normal syenite, 
which might well be classified as a corundum-syenite. These ix)cks, 
which occur as dikes cutting through the gneisses, aiH? sometimes in 
large masses that appear to grade into granite. The dikes vary gi^eatly 
in width, being usually a number of feet wide; a few have been 
observed, however, that were only a few inches wide and these were 
thickly studded with corundum crystals. Analyses of this roc*k fix)m 
various parts of the occurrence show it to contain from 5 to 15 per 
cent of corundum. 

The principal operator of these corundum deposits is the Canada 
Corundum Company (Limited), which owns deposits in the townships 
of Raglan, Radcliffe, Brudenell, Carlow, Monteagle, and Dungamion, 
This company's principal works are located at Craigmont, in the 
extreme northwestern part of Raglan Township, Renfrew County, 
about 8 miles southwest of Combermere, where a corundum mill, 
having a capacity of 15 tons of cleaned corundum a day, has l)een 
erected. The percentage of corundum in the commercial product is 
higher than in any corundum that has been put on the market for 
many years. When this corundum was first discovered in the normal 
syenite, the corundum on the surface showed a superficial alteration, 
which partially or wholly destroyed its abrasive value. As mining 
was carried deeper, however, this alteration was foimd to grow less 
and finally to disappear, so that the more recent tests of the com- 
mercial corundum from this mine show that it is giving very good 
satisfaction as an abrasive, and a very pure commercial corundum 
product is obtained. One of the chief difficulties encountered in 
cleaning this corundum was the elimination of the feldspar, but this 
difficulty has finally been overcome. 

There are two other companies operating corundum deposits in this 
district. One, the Ontario Corundum Company, whose mine is situ- 
ated at New Carlow, about 12 miles from Craigmont, has also erected 
a mill having a capacity of 4 tons of cleaned corundum per day. The 
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other company in the Corundum Refiners (Limited), who own corun- 
dimi deposits on Madawaska River, near Palmer Rapids, Renfrew 
Coimty, and on York River, in Dnngannon Township, near Bancroft, 
Plastings County. The location of the corundum-bearing rocks is 
indicated on the map (fig. 24). 

Miller " has described specimens of corundum from Methuen Town- 
ship, Peterboro County, that are entirely inclosed by mica. Ho 
says : " The corundum is often not observed in the mica until the 
latter is broken open, when it is found forming the center or core of 




the mass. The roimdcd surfaces of the cnnmdum and other charac- 
teristics lead to tlie belief that tlie mas.ses of light-colored mica are 
secondary products after corundum." This very closely resembles 
specimens of corundum surrounded by muscovite mica that have been 
found in the Presley mine in Haywood County, N. C. (see p. 148), 
in which the muscovite is imdoubtedly a secondary product after the 
corundum. 

In the township of South fiherbrooke, Lanark County,* ■corundum 
has been found in a rock that is made up of a basic pla^oclase feld- 
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spar and green hornblende, and has been called anorthosite by Miller. 
It is more basic in character than the typical varieties of this rock 
that have been described from other parts of Canada. The width of 
the belt of rock is nearly three-quarters of a mile and the corundnni is 
found throughout the whole distance. It occurs in crystals of an 
almost uniform light-gray to white color that are usually about half 
an inch in diameter, the largest ones being \\ inches long. 

AUSTRALIA. 

In the central part of Queensland " there is an area of about 50 
square miles where sapphires are found more or less abundantly fn 
the old gravel and alluvial deposits. This was known as the Anakie 
sapphire fields, which are reached by the Central Railway, their sta- 
tion being Anakie, which is 26 miles from Emerald and 192 miles 
west of Rockhampton. The principal gravel deposits are along th(» 
banks of the Washpool, Retreat, Policeman, Seri)entine, Tomahawk, 
and Central creeks. Sapphires have rarely been found in the streamH 
themselves. Very few blue sapphires are found in th(^s(» deposits, 
and the prevailing colors are various shades of green and yellow, the 
green stones being similar to those obtained from the Missouri River 
bars, described on page 109. Some of the Queensland stones arc? of 
bright green and yellow colors, making very handsome gems. T\w. 
sapphires are often marked with hexagonal outlines, striations, (?tdied 
figures similar to those described in the North Carolina rubies and 
Montana sapphires on pages 103 and 114. 

The source of these sapphires is very probably the basaltic dikiw 
which have been observed cutting the granitic rcK^ks and in which 
some sapphires have l3een found. 

INDIA. 

The corundum deposits of India have been described by T. H. Ifol- 
land.* He gives the Pararapatti area in the Salem district of the 
province of Upper Burma as one of the most promising for the iiiin- 
ing of corundum for abrasive purposes. He desr-ribes the coniiuiurfi 
as occorring in a matrix of deep fle?rh-co!oreil feldspar which in in 
bands or lenticular masses, and has associated with it often a iuna^d- 
ermble proportion of sillimanite. nitile. opaque blar-k and green npineh 
mod biotite. These masses, where thev have lieen acluallv seen in the 
ToctL. are sometimes as much as 15 feet long and 8 feet in diameter. 
The feldspar rock is composed essentially of anorthite and honi- 
Uende. and in parts has a gneissoid ^triRrtiire. and the^^ \ttfrx'umn 
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carry the corundum. The corundum varies from a deep purplish 
brown to a dark greenish gray, and is in irregular nodules varying 
from a quarter of an inch to an inch in diameter and in elongated 
barrel-shaped crystals sometimes an inch long. 

There are two and perhaps more of these corundum-bearing bands 
that are parallel to each other, making the total known length of 
corundiun-bearing rock over 24 miles. The percentage of corundum 
in the rock is very low, experiments that have been made on samples 
taken at different points on the band showing the presence of only 
?}J) per cent. 

Most of the outcrops of the bands of corundum rock have been 
found in connection with gneiss, and lie in lines that are roughly par- 
allel to the strike of the gneiss. Some of them are, however, in close 
proximity to a nepheline-syenite. 

Specimens of corundum sent by Dr. T. L. Walker from a district 
about 250 miles north of Calcutta and labeled " Pipra, South Rewah, 
India," are apparenth^ similar to those described by Holland. The 
corundum is very fine grained in appearance and in nodules up to 2 
or more inches long by 1 or more inches broad, with a pinkish to 
purplish-brown color. These nodules are partly or completely sur- 
rounded by a greenish mica, whose folia are small and rather brittle, 
and which has been referred by Mallet ^ to the euphyllite variety. In 
the mica there are small rough crystals of tourmaline. Just what the 
occurrence of this corundum is I do not know, but from the general 
appearance of the specimens it should make an ore from which the 
corundum could be readily separated and a very clean by-product 
obtained. If the corundum in the rock was 10 to 15 per cent of the 
quantity required to be removed in mining, this should make a very 
important and profitable corundum deposit. 

In other specimens labeled " Salbanni," 4 miles east-southeast of 
Barampur, Manbhoorn district, India, there are blue crystals of corim- 
dum with a rough hexagonal prism embedded in a mass of inter- 
locking bladed crystals of cyanite. 

It is very probable that nearly all of the corundum deposits that 
are known in India are secondary minerals and the result of meta- 
morphism. Professor Judd, in his paper on the Rubies of Burma 
and associated minerals,^ says that all the corundum-bearing rocks in 
the districts of southern Asia appear to be gneisses which sometimes 
pass into schists and frequently contain masses of limestone and 
dolomite. 

« Mineral India, 1887, p. 130, and Dana's Mineralogy, 6th ed., 1892, p. 624. 
* Trans. Royal Soc, London, 1896, p. 191. 
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BURMA, SIAM, AND CEYLON. 

The finest sapphires that are known are found in Burma, Siam, 
and Ceylon, and have the rich, deep-bhie color for which the oriental 
stone is noted. Sapphires of a rich, velvety blue, and some very good 
stones of a lighter color, have been obtained from Simla Pass, in the 
Himalaya Mountains. 

In Ceylon, many varieties of corundum gems are found in the 
gravels of the streams and rivers of the Balangoda, Rakwana, and 
Ratnapura districts; but thus far none of the corundum gems have 
been found in place, and nothing definite is known as to their origin. 
Sapphires are much more common than the rubies. The stone for 
which the island is especially noted and which in some respects is 
peculiar to Ceylon is the star sapphire, or asteria. This stone, when 
cut en cabachon, exhibits a six-rayed star and in some instances a 
twelve-rayed star.« 

TURKEY. 

The Turkish emery is obtained from the province or vilayet of 
Aidin, in Asia Minor, which embraces nearly the entire basins of the 
rivers Sarabat and Mender. Smyrna is the principal town of the 
province, and is the center of trade for all the surrounding district 
and islands. The deposits that are now being worked are on the 
Gumush Dagh Mountain and on the slopes of Ak Sivri,^ which is a 
mountain about 125 miles to the south. The former of these deposits 
is about 12 miles east of the ruins of Ephesus, and just north of the 
river Mender ; the latter is in what J. Lawrence Smith *^ describes as 
the Kulah district, and it is much more inaccessible than the former. 
Emery has also been found in small quantities near Adula, a town 
about 12 or 15 miles east of Kulah, and also at Manser, about 24 miles 
north, and at Allahinan-Bourgs, about 20 miles south of Smyrna. 

The occurrence of the emery at all these localities is very similar, it 
being embedded in a bluish, coarse-grained to compact marble or lime- 
stone, resting upon mica-slates, schists, and gneisses. It always 
occurs in the limestone or marble; not even a trace has as yet been 
found in the other rocks. It does not occur in a well-defined vein, but 
in pockets, scattered irregularly through the rock, that are sometimes 
200 feet in length and 300 feet in width. The walls of these pockets 
are very irregular, as the limestone intrudes upon them and then 
recedes very suddenly. 

« Ceylon at St. Louis, 1904, p. 151. 

"Trans. Am. Inst. MIn. Eng., vol. 28, 1898, p. 206. 

« Am. Jour. Sc!., 2d ser., vol. 10, 1850, p. 357. 
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These emeries vary considerably in appearance. The Gumush 
Dagh is usually in fine grains and of a dark-blue to purplish color, 
and is similar to some varieties of magnetite. The interior of the 
masses of this emery are usually free from micaceous inclusions that 
are common to many emeries. The Kulah emery is coarser grained 
and much darker in color than the Gumush Dagh, and on its external 
surface it resembles sometimes the mineral chromite. 

GRECIAN ARCHIPELAGO. 

In a number of the islands of this archipelago emery has been 
found in considerable quantity. The most important of these local- 
ities is the island of Naxos, where the emery is found in large blocks 
more or less mixed with the red soil and also embedded in white marble. 
The deposits are located principally on the north and east sides of the 
island, the best ore being obtained from Vothrie, which is 9 miles from 
the coast. Another one of the better deposits on this island is at 
Apperonthos, which is 7 miles from the coast. In the southern part- 
of the island the emery is found near Yasso. It occurs in such_ 
abundance on the island, in loose bowlders and in the soil, that ther^^ 
has been little need to mine it in the hard rock. 

On the island of Nicaria emery has been found in quality equal to 
that from Naxos, but the quantity is not so great. A little was also 
found on the island of Samos. In all these islands the emery occurs 
in a limestone. 

The Naxos emery is dark gray in color, with a mottled surface, and 
has small particles of a micaceous mineral disseminated through it. 
It often contains bluish particles of corundum that are readily recog- 
nized. Emery from the island of Nicaria sometimes presents a 
schistose or laminated structure, some of the specimens at times 
resembling certain gneisses. Its color is dark blue, and it is some- 
times mottled like the Naxos emery. A compact variety is also found 
at this locality. There is in the schistose variety a considerable 
amount of micaceous mineral, which is readily observed. The emery 
from the island of Samos is of uniformly dark-blue color and is 
found in both coarse-grained and fine-grained varieties. 

The mining of the emery is of the simplest character. Because of 
the great abundance of the ore that was found embedded in the soil 
and as loose bowlders it was many years before it Avas necessary to do 
much exploration of the rocks themselves. Blocks of ore, when not 
too large, are transported in their natural condition to the coast, but 
frequently they have to be broken, and when too large for this to be 
done with hammers they are heated for several hours, and then, on 
cooling, they usually yield to the blows of the hammer. Another 
method of breaking these large blocks is after heating to cool them 
suddenly with water. 
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The shipping point of the emery from all these localities is Smyrna, 
and, as it is usually taken as ballast, the cost of transportation is very 
low. Thus the actual cost of the emery laid down on the docks in a 
foreign port is about 1 cent per pound. This is one reason why there 
is such close competition between this emery and that of the United 
States. 

OTHER LOCALITIES. 

Corundum has been found sparingly at many other localities, but 
thus far it has not been found in quantity suflScient to make the occur- 
rences of economic importance as a source of abrasive material. 

The occurrence of sapphire corundum in Burma, Ceylon, and Siam 
has been mentioned on pages 98 and 155. 

McMahon « has described sapphires from the Himalayas which 
were found in the southeast portion of the territories of the Maharaja 
of Kashmis, called Padar, on the borders of Zanskas. The coriuidum 
of blue and white colors occurs in a vein in crystalline rocks. 

Lacroix, in a paper ^ on the metamorphic and eruptive rocks of 
Ariege, France, mentions the occurrence of corundum in the marbles 
of Mercus and Arignac. In a second paper ^ on acid inclusions in the 
volcanic rocks of the Auvergne, France, corundum is said to occur 
frequently in the granites and gneisses of this section. He has also 
described the occurrence of this mineral in the basalts, trachytes, and 
andesites in Haute-Loire, France.^ 

Salomon^ has described the occurrence of corundum in phyllites, 
epidote-amphibolites, and mica-schists at Mount Avi61o, in the 
southern Alps. It occurs but sparingly in these rocks. 

Heddle f has noted the occurrence of sapphire at Clashnaree Hill, 
in Clova, Aberdeenshire, Scotland. The mineral occurs sparingly 
with red andalusite in veins in a schistose rock. 

Dana^ mentions the occurrence of corundum near Canton, China; 
in Bohemia, hear Petschau; at St. Gotthard, in dolomite; near Mozzo, 
in Piedmont, in white compact feldspar; and at Mudgee, New 
South Wales. 

In the dune sands on the west coast of Holland, at Scheveningen, 
near The Hague, corundum has been found by Retgers '' to b(» ()n(^ of 
its constituents. 



« Mineral. Mag., vol. 7, 188G-87, p. 12. 

*Bull. Serv. Carte g€o\. France, No. 11, vol. 2; and Am. NaturallMt, Feb., IHJU, pp. 
1.38-139. 

« Loc. cit. 

-'Bull. See. mineral., vol. 13, 1800, pp. 100-100. 

« Jour. Deutsch. geol. Gesell., vol. 42, 1890, p. 450; and Am. NaturallMt, 1891, pp. 571, 
572. 

^Mineral. Mag., vol. 9, 1890-91, p. 389. 

9 Mineralogy, 6th ed., 1892, p. 212. 

ARecneil tray. cbim. Pays-Has, vol* 11, 1892, 'p. 169; and Am. Naturalist, 1893, p. 882. 
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Zirkel <» mentions the occurrence of corundum as an accessory min- 
eral in the amphibolites* of northwestern Austrian Silesia; in the 
chlorite-schist of Nizhne-Issetsk, in the Urals; as a contact product 
of the diorites of Klausen, in Tyrol; in the andesite and tonalite of 
the Eifel; in a contact product of quartz-mica-diorite on quartz- 
phyllite in Val Moja, and similarly in the kersantite of Michaelstein, 
Harz ; also in the graphite of Miihldorf , near Spitz, in lower Austria. 

In describing the geology of the district around Pretoria, South 
Africa, Molengraaf ^ states that the oldest rocks of the region are 
granites and crystalline schists. Above these are another series of 
schist formations, comprising quartzites, clay slates, corundum 
schists, porphyroids, and chiastolite-schists that are cut by diabase 
dikes. He states that the corundum porphyroid resembles a feldspar 
porphyry, and that the corundum occurs in large individuals in a 
groundmass of quartz and chlorite. From the description given, 
there is a possibility that there is corundum in quantity in this 
district. 

Pirsson'^ mentions the occurrence of corundum in small blue sap- 
phires in the fresh basalt of Unkel on the Rhine and Steinheim, near 
Frankfort on the Main. 

Morozewicz ^ has described the occurrences of corundum in Russia, 
the chief of which is in a rock composed essentially of anorthite and 
corundum, together with spinel and biotite. He claims that this is a 
new type of alumino-silicate rock and calls it " kyschtymite." Other 
rocks in the Urals that contain corundum are made up almost exclu- 
sively of this mineral and orthoclase ; some of these are coarse grained, 
while others are fine. The coarse ones have been called corundum- 
pegmatite and the finer ones corundum-syenite. These rocks occur 
as dikes cutting through gneiss. It may be that when these corun- 
dum-bearing rocks of the Urals have been more specially examined 
as to their economic value they will be found to contain enough 
corundum to make them of importance as an ore of this mineral. 

In many parts of the western Yunnan district, China, as in the 
prefecture of Shunning Fu, sapphire, ruby, and emerald corundum 
are said to occur/ 

« Lehrbuch der Petrographie, Leipslc, 1893, p. 4G1. 

*» Neues Jahrbuch fiir Mineral., vol. 9, 1894-95, pp. 174-291 ; and Am. Naturalist, 1895. 
p. 470. . • 

<• Am. Jour. Sci., 4th ser., vol. 4, 1897, p. 422. 

** Tschermaks mineral, und pet. Mittheil., vol. 18, pt. 1 ; and Rept. Bureau of Mines, 
Toronto, vol. 8, pt. 2, 1899, p. 285. 

" U. S. Cons. Repts., Jan. 1900, vol. 72, No. 232, p. 95 ; reprinted from Mesny's Chinese 
Miscellany, published at Shanghai, China. 
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TECKSOIiOGY OF CORUXDUM. 

METHODS OF MINING. 

In considering the methods used in mining corundum it must Ik^ 
borne in mind that up to the past few years this mineral had only 
been obtained in quantity where it was associated with peridotite 
rocks. These rocks, as will be shown later, present certain difficulties 
which, if not overcome, will cause considerable delay and danger in 
mining. AVhere the corundum occurs in amphibolite, as at Chester, 
Mass., these difficulties are not so evident, and the mining operations 
can be carried on as in any metal mining. If the corundum occurs 
in gneiss, quartz-schist, or syenite, the oi-e can often he advanta- 
geously mined by means of open cuts, as at the Craig mine, Ontario, 
Canada. If the corundum-bearing portion of the rock is narrow it 
will be found more economical to mine by shafts, drifts, and crosscuts, 
as at the Montana deposits. As these latter occurrences of corundum 
offer no serious problems in mining, no description is given of their 
mining operations. As, however, corundum in peridotite does pre- 
sent certain difficulties to the miner these are treated brieflv. 

Nearly all of the peridotite formations in which the corundum 
deposits occur are bold outcrops on mountain sides and hilltops, hav- 
ing almost perfect natural drainage. At all the localities where there 
has been no mining the little prospecting has been usually by means 
of open cuts supplemented by tunnels. AA^'hile at first mining by 
means of cuts may seem to be the most advantageous, it is soon found 
to be expensive. These cuts, or any other openings made over the 
surface of the peridotite, offer a much greater opportunity for surface 
water and frost to penetrate the mass of the rock formation. These 
rocks are more or less seamed or cracked, usually to the depth that 
alteration can extend, and thus they offer opportunities for the infil- 
tration of water. As most of the alteration products of this perido- 
tite formation are slippery, hydrous magnesium minerals, such as 
serpentine and talc, and as these are developed in the seams and cracks 
of the peridotite, anything that is done to disturb them will make 
them very liable to slip. At the Corundum Hill mine there are large 
masses of peridotite that have become loosened and have gradually 
slipped down and closed up some of the tunnels, and there is constant 
danger that fragments of the rock will fall into the cuts and some of 
the tunnels. At the Laurel Creek mine a mass of peridotite with soil, 
etc., nearly a 200-foot cube, has become loosened and slipped dcnvn- 
ward, effectually closing up the tunnel and shaft of the Big vein. 

In mining corundum associated with peridotite rocks it is therefore 
advisable not to break the surface of the formation any more than is 
absolutely necessary ai-d to do no work at all along the contact by 
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means of open cuts, but to confine the mining to a system of tunnels 
and shafts. This method of mining will be found the cheapest in the 
end. Moreover, all the tunnels and shafts should be well timbered 
and the mine kept as thoroughly drained as possible. 

A large amount of the material that must be handled is easily 
worked with pick and shovel, as it consists of the crystals and frag- 
ments of corundum in the zone of chlorite and vermiculite. In those 
veins in which the corundum is associated with feldspar, as at Laurel 
Creek and Buck Creek, and those iii which there is considerable 
amphibole or enstatite, as at Corundum Hill, blasting is necessary. 

If the mill is located some distance from the mine and if a line of 
sluice boxes can be built between the two, the more or less finely 
divided ore may l)e carried to the mill by means of these boxes. In 
this way the ore is partly cleaned by the time it reaches the mill. 
This is the method employed at the Corundum Hill mine. 

All of the gem corundum is mined by hydraulic methods similar 
to those used in sluicing placer gold, with the exception that the colx- 
centrates containing the sapphires are removed from the sluice boxers 
and further concentrated in a circular sieve either held in the hand or 
mounted; and by giving this sieve a certain circular motion the 
grains and crystals of corundum are collected in the center and at tlic 
bottom of the sieve. In accomplishing this separation it is neces- 
sary to screen the grains of the concentrates to nearly the same size 
before using the sieve. From the nearly pure sapphire concentrates 
the good stones are picked out by hand. 

METHODS OF CLEANING. 

The difference between the commercial product and the ore as it 
comes from the mine is that the latter has been freed as far as pos- 
sible of all impurities, so that the resulting product is or should be 
nearly pure corundum or emery. 

Formerly there Avas but one method in use for cleaning corundum 
or emery ore, principally because the ore to be cleaned occurred either 
in peridotites or aniphibolites ; but now there are many differences 
to be noted in the various mills erected for the cleaning of corundum. 
This is due to the coniniercial sources of corundum being in syenites, 
etc., as Avell as in peridotites. It may be of interest to give a short 
description of the old method of treating the corundum ores, and of. 
one which, with a few modifications, is applicable to corundum 
obtained from syenites. 

The ore is crushed and sieved, and all that will not pass through a 
No. .12 screen is recrushed and passed between rollers until it is 
reduced to the desired size. Most of the impurities are then easily 
removed by conveying the crushed ore into boxes through which runs 



a stream of water. -*• r*:r.--i.'-. Vi^* u^r ^**^nui<ium readily settles to 
the bottom of the tr '.^r- ».i - "u^ .z^^**^r miijemk are carried off. 
This ^^'ashing prm> — ▼ _ r^i ' - •: -; tii^r iiiiparities that are entirely 
separated from the par-_ — f - t. : . .::^ b^jt th^re are usually some 
impurities attache! ' tir- :-i r* - j*-* .r arr*-^- tLait hare to be removed 
by another proce-t-. Y'^ :t»-.. -: > •ii-rvf.rnr pa<}*d through a 
machine known a> :i>- -•r»^v .r -^'.r.i-^^ r:-^ L:-*>-. in which there is a 
coarse worm >iiii:Iar r 'Ij- -r*^ -.*.< -.--..rr. Tr.i- srinds out almost 
all of the impurii:— . tvJ *•.»—*- ir^r -^pttrfc*-*: ' y a:ri:n -.'injecting them 
to the washing pp*"*— . T*.-- i"^kl 'r,;. rr:*:*^ arv -^rpamted from the 
particles of corur. \ \ri. ' - iii*a-_- '.fa n.* L::-*r '.-all-r*! the *" mull«r ** ost 
" chaser/' < See PL XVI I L /? Ttjt rH-v::: If «.-£ thi< is to cau^ 
each grain of o^r:.!. : -i:. t. r..'. ^x^::,< a:- <L*rr ai-J ihu^^ wear away 
the adhering' forel^i- *:-''.*<ai- ♦--- Tt-.*? rLji«;L:iA* «x»t>i<t:^ of a shallow 
tub, in which ar»- x^o Ir^-aiy '■•^.•j-i. r»..Il*-r^ whi«;h move annuid its 
circumference. TL'r fre-l.y ^r*.-*.:- i <.r»r-;r.'iuiii oi; Viiig thrown into 
these tubs i.>> kept €-K,<^:r.y <.rT*^\ »;p by m^c with hoes or by plow- 
shaped iron blad*-* :r. fr-^.t '.f t:-*f w«x«i*-ri n.»llei>. and is then pressed 
down by the rr^II*^- \p^\:.z yit^-'-f^l ov^r it. In this way the scouring 
motion is kept up }p<^*^u \L*f <m;:.-. The impurities are thus gradu- 
ally worn away ar-i ar»- -^airr:*-"] c»ff by a >tream of water that flows 
continually thrrv-;dj tL<- t Ja \\ i:-*;a!ly reijuires fn.>m four to eight 
hours, according to th<f L;tiure of the impurities that are attache^) to 
the corundum graiii*. Up o^Hain a clean product. 

There are two njethoi-- of drvii.cr this nriHluoi, iifter it has U^en 
removed from the niullers and allowed! to lie over r.is::!^ on inobuesi 
floors. By one methc^xl this pnxluct is oonveye\l by elovat\^ Ivhs t^^ 
the second floor of the mill and droppeil vertii^Uy for 51 d>Mau\V xnJ 
20 to 30 feet down the stack of a furnace. At the Ih>uou^ it strik^^ an 
inclined surface that is just above the flames of the furu5i\v j^ud ^bdtv^ 
down this surface into an iron box. Bv the otIuT uu^thtHl the wet 
product is thrown in at the upper end of an in>n ovlinder^ o|H>n at 
both ends, which revolves about a coil of steam pi|H\^ t>ue en\i of 
the cylinder is lower than the other, and the wet uuiss is rthonuUoly 
• carried up by the revolving cylinder and dix>pjHHl on the hoi tnnl t>f 
pipes, and thus gradually worked toward the lower outU whoiv it is 
caught in a hopper and conveyed by elevator Mts to the si/.ing nH>UK 
Here it is automaticallv screened to the various si/.es. 

In PL XVIII, A and 5, are views of the exterior and the intoritu* 
of the corundum mill at CuUasagee. In (he ft>ivgrt>\nul of // nn^ 
the boxes in which the ore is first washed, and just b(\voutl tht^se nn^ 
the muUers. 

Only within the last few years has any attoiupt beou made to 
improve the methods of concentrating and elwining oorundinn. 

Bull. 269— 06 M 11 
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There are now a number of companies that have installed complete 
concentrating mills, similar to those used in concentrating gold ores, 
but modified to suit corundum ore. While all are using jigs for the 
coarser sizes of the crushed ore, some are using Frue vanners and 
others Bartlett or Wilfley tables for the finer sizes. This method 
works VB^y satisfactorily for conceiitrating the corundum, and if 
during the crushing and rolling of the ore the corundum is largely 
separated from the associated minerals a nearly cleaned product is 
obtained. Methods of separation similar to that last mentioned are 
being employed by the Canada Corundum Company on the ores 
from the Craig mine and by the Montana Corundum Company on 
the Oallatin County ores. Wliere, however, there are foreign min- 
erals, especially mica, attached to the particles of corundum, it is 
necessary to adopt some process similar to that performed by the 
mullers in order to eliminate the foreign minerals. 

Many other minerals that will be likely to remain with the corun- 
dum in the concentrates — as garnet, pyrite, etc. — can undoubtedly be 
separated by means' of the Wetherill magnetic concentrator. Unless 
these minerals are unattached to the particles of corundum there will 
be a considerable loss of corundum by this method of separation. 

USES OF CORUNDUM. 
WATCH JEWELS. 

Corundum is used for two general purposes, as gems and as au 
abrasive. 

The varieties of corundum that are of value as gems have been 
described on page 22, and the many uses that are made of the cut 
etones in the jewelry trade are too well known to need more than a 
passing notice here. One use of the gem corundum that is perhaps 
worthy of notice is in supplying jewels for watches. 

In a recent report by Mr. George F. Kunz,® it is stated that there 
are from 10,000,000 to 20,000,000 watch jewels sold annually. For 
this purpose corundum gems of all colors are used. Some of these 
are sapphires and rubies which are fine enough in quality to make 
gems, but of which only minute pieces are used. There are also used 
those corundum gems which are of such color as to have little or no 
value as jewels, such as very pale sapphires and the pink, greenish, 
and yellow corundums. 

Many of the sapphires from Yogo Gulch, Fergus County, Mont., 
and the many colored corundum crystals from Granite County, Mont., 
which have but little value for cutting into jewels, are used for this 



•Mineral Resources U. S. for 1903, U, S, Geol, Survey, 1904, p. 974. 
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purpose. The prices reported as having been received for these 
American gems are from $1 to $5 per ounce, and they repre^nt at 
the present time an important factor in sapphire mining in the 
United States. In regard to the utilization of these t;tones. Mr. 
KuDzsays: 

In Switsrrlimcl most of the Jewela ure •.•at aud sold Id bosee of frotu 500 to 
1,000 per box. Eadi stone has been ^vea a ronuded ronu nad Is ptertvd In the 
tenter, th* drill bole being smaller by a niinute quuutitj thau the diameter of 
tbe ailp whiph it Is to hold. The bed of the stoue In the wati'h is a smalt c.vliu- 
der, apparently of bra:<s, but id reality iwDsistiDg of a suft-i^Ul alloy. Before 
the stone is handed to the watehniaber It l» put iu a lathe, aDd by lueana uf a 
tiny steel drill, covered with oil and diamond dnst. the central uiienlu^ la eD- 
lai^ed SDfficlently to enable the steel asle or pin for which It Is Intended! to Ht 
into it accnrately. The watchmaker flrst fixes the cylinder iu the lathe, then 
plolis up the stone with the moistened finger and inserts It in the cylinder 
while tbe latter is tnming with the axis of the lathe. With a i>oiiited tiM>l the 
workman next presses against tbe edge of the revolving cylluder and thus 
forces the soft metal to cover and jirotect the sai^hire or ruby to such an e.\- 
teDt that it appears as If embedded In a uietalllc cuiihloD. Xext a drill is 
Inserted In the metallic coat of the cylinder from the op|x>s1te side of the lathe. 
and a hole is drilled In this coat exactly of the same size as the hole in the 
stone Itself. A }rre*it variety of forms have lieeH nuide.receutly, not only for 
watches but for electric and other meters. Tbe latter, us com|utred with 
watches, re<|nire a greater and mure endnrin;; life in the jewels, wliicb. owing 
to the microscopic inclusions, either of softer minerals or of fluid cavities, is 
often shortened materially. Sapphires, rubles, and even diamonds niv used 
with wonderful ingeDuIty. aDd with the increasing demand for hant iiearlngs 
Id the endless variety of electrical devices, in which the moving i)olnts revolve 
rapidly, there is much to be looked for in the way of new devices, and a greatly 
Increased demand for Jeweled bearings is probable, 

C-ORUNDUSI WHEEI.S, 

Although an e.\!iniination of a corundum property may show tlio 

ristence of con.siderable quantity of the mineral, no mining should 

trtaken until satisfactory tests have l>een made iiiKin the 

pvB that it has those proiierties that will make it of 

B an abrasive. 

yalne uf a corundum deposit as an ore for abrasive purposes 

ion thiit property of the mineral which enables it to retain 

!, known as a cutting edge, when it is crushed to grains. 

do not have this property, and many that exhibit it 

tage of the crushing do not show it in the finer fragments 

iThis is more apparent when the corundum has been 

b1, for when first used the wheel may do good work, 

a coarse-grained wheel, but as it wears away the 

become rounded instead of breaking to a cntting 

the value of a corundum deposit it is thei-efore 
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very essential to determine the abrasive qualities of the corundum. 
Neither a chemical analysis nor a superficial examination of a conin- 
dum ore will determine its cutting qualities, and this can be obtained 
only by making the corundum into a wheel and testing it. 

In estimating the value of an ore it is also necessary to determine 
to what degree of purity it can be cleaned or what percentage of the 
connnercial product will be corundum, and also what will be the 
nature of the foreign minerals. A foreign mineral will always be 
softer than the corundum and Avill to a certain extent reduce its 
abrasive power. Beyond this the presence of a small amount of 
foreign mineral does not materially affect the value of the corundum 
for making a cement or chemical wheel, but is often the reason for 
discarding it in manufacturing a vitrified wheel on account of the 
low fusibility of the foreign substance. Garnet is perhaps the most 
objectionable mineral in a corundum ore, it being very difficult to 
separate it from the corundum, because the specific gravity of the 
two is nearly the same. Corundum containing even a little of the 
garnet can not be used in the manufacture of the vitrified wheel. 

Both corundum and emery are used in the manufacture of abrasive 
materials, and these are on the market in three forms, as wheels and 
blocks of various shapes and sizes, as emery paper, and as grains or 
powder. The last two need no further explanation, but a description 
of the first is of importance. 

The shapes of the corundum and emery wheels and bricks or stones 
are extremely varied, being adapted to all kinds of grinding. The 
principle of these wheels is the same at that of the rotary files; and 
as the points of a file become dull from using, so also do the grains or 
points of the emery and corundum in the wheel. In making a wheel 
it is necessary, therefore, to make it of such a temper or grade that 
when the grains become dull or rounded they will fall away or will 
be readily removed by a truing tool, and fresh, sharp grains will be 
exposed. The grade of a wheel depends upon the character of the 
work for which it is to be used, and the bonding material should be 
such that it will wear away a little faster than the corundum or 
emery, and thus always leave the sharp edges ready for cutting. The 
greatest economy is effected when the bond does not wear away until 
the grains of emery or corundum have become rounded or dulled, 
thus permitting the wheel to do its greatest amount of work. 

Before lea^dng the factory all wheels should be thoroughly tested to 
a higher strain than that to which they are to be subjected in actual 
use ; as the wheels have to be run at a very high velocity in order to 
secure the greatest efficiency, there is at times but little reserve 
strength, and a sudden blow will often cause them to fly to pieces. 

To give an idea of the number of different wheels that the larger 
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eiiiery^wiieel compaiiie.s iire ]ii-eparP(l lo make, I can not do hettfr 
tlian to nientioii what I saw and what was told nie at the wtii-kK of the J 
Norton Emery ^\nieel Oompany, at Woi'ra.'ster, Mass. Tlie wlieels are 1 
ma nu ■factored for the Mpecial wtirli for wtiich they are intended, and I 
vary in shape, in bond, and in grain of comnduni. The Kizes of I 
corundum that are used are Nos. 12, 14. IG, 20. 24, 30, 3fl, 40, 50, 54, 
60, TO, 80, !)0, 100, 120, 150, 160, ISO, 200, and « grades of flour corun- 
dum. The bond has 2(> degrees of hardness, represented by the letters 
of the alphabet, although a bond is seldom used softer than E or 
harder than M. Thei'e are 408 different sizes of eireular wheelK, 
so that the different grades of wheels possible arc almost unlimited. 
(See figs. 25 and 2C.) " 




There are three types of wheels known to the trade — vitrified, 
chemical, and cements— the name-s being derived from the process by 
which they are manufactured. In the manufacture of all, the corun- 
dum or emery used is in grains of uniform size, but varies with the 
grade of wheel that is to be made. The vitrified wheel is the most 
important and most generally iised, although for some work one of the 
others is preferable, and for very large wheels the chemical is espe- 
cially adapted. 



In the manufiiotiire of this wheel more care is necessary in the 
selection of the corundum, for in the vitrification of the bond foreign 
minerals containing water are very likely to cause the wheel ta Wvs*.. 



The coniniliim fpaiiiH are mixed thoroiiglily in a paste of prepared 
flay imd other huiiUng materials, which is then poured into paper 
moUIs 811(1 sel awide in a drying room until haid enough to be i-eadilj 
hiiiidlpd. AMien the molds arc suflJeiently dry Ihey are siibjefted lu 
» dressing or trimming process and slmi>ed lo approximate dimen- 
sions on a potter's wheel or a shaving machine, and are then fiirthffl 
dried. The excess of mechanically included water having evapo- 
rated, they are then ready for the kilns. The kilns rrL' cone shaped, 
and the inside measurements varj- from 12 to 20 feet in height and 
from 10 to 18 feet in diameter. \Vlien the kiln is filled with the 
emery wheels the entrance is elosed and sealed and the fires iire 
started. The temperature is allowed to rise slowly initil all the ivater 




of mechanical admixture and of crystallization in the foreign i 
rials is driven off, when the tempeiature is raised ia about 3,000°, m 
to a white heat, this heating jirocess requiring several days. Where 
the foreign materials mixed ■with the corundtun contain water of 
composition that is driven off only at a very high temperature the 
wheels are apt to be broken by this water coming otf when the tem- 
perature of the kiln is raised to the fusing point of the clay. The 
clay and other binding materials fuse and form a porcelain setting for 
each fragment of coruiidum, which makes a very strong bond, Tlie 
kilns are allowed to cool very slowly, several days being required for 
this. The kiln is then opened and the wheels are brought to a lathe, 
called the "truing machine," where they are turned to the exact 
dimensions desired, the hole is bushed to the exact size, and the w heel 
a then trued and balanced ready for shipping. 
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The heat necessary for the fusion in making the vitrified wheel 
apparently has no effect upon the corundum beyond a partial decolor- 
ization and the expulsion of the slight percentage of water in the 
corundum. 

CHEMICAL WHEEL. 

In the process of manufacturing this wheel, called the silicate proc- 
ess, silicate of soda is used as the binding material. The silicate is 
mixed with the emery or corundum and some drying material and 
tamped into molds. It is then subjected to an " oven " heat for 
twenty-four hours, after which it is removed and finished according 
to the method described above for the vitrified wheels after thev are 
removed from the kihis. Wheels over 2,000 pounds in weight have 
been made by this process. 

CEMENT WHEEL. 

In the cement wheel, shellac, rubber, linseed oil, and other sub- 
stances are used as the binding material. This makes a soft wheel 
that is well adapted for roll and surface grinding when made with 
shellac, and for saw gummers and thin wheels when made Avith oils. 

OTHER USES. 

An attempt has been made to use corundum as a source of alumi- 
num, but on account of its refractoriness and the percentage of ferric 
oxide and silica that it often contains, and on account of the cost of 
the ore, this use has not been found feasible. 

The late Mr. Alfred E. Hunt, of Pittsburg, Pa., made the following 
statement : « 

The real difficulty which we find in the use of corundum for this manufacture 
is the cost of the raw material as compared wnth that of native bauxites. In 
this item we include not only the price of the corundum as it has been offered 
to us, but also the expense of grinding it to an impalpable ix)wder, which must 
be done before it can be used directly in the manufacture of aluminum, and the 
cost of preliminary chemical treatment for purification — which latter opera- 
tion, however, is also required for bauxite. 

Corundum has also been used as the source of the aluminum in the 
manufacture of aluminum-copper and aluminum-iron alloys. In the 
manufacture of these the corundum, without undergoing any pre- 
vious treatment, was charged into an electric furnace with a mix- 
ture of carbon and copper or carbon and iron, according to whether 
aluminum bronze or ferro-ahuninum Avas desired. Since 1890, how- 
ever, when alumina began to be manufactured at a comparatively 
low price, this artificial oxide has been used in the place of the 
corundum. 
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168 CORUNDUM, ITS OCCURRENCE AND DISTRIBUTION. 

SUGGESTIONS TO PROSPECTORS FOR CORUNDUM. 

Many of the early discoveries of corundum were made as discov- 
eries of many of the other minerals have been made — that is, by the 
accidental finding of fragments, which led to systematic search, 
resulting in many cases in the location of extended deposits. The 
presence of other minerals associated with corundum are important 
indications of its existence. Thus the presence of margarite at the 
old iron mine at Chester, Mass., was to Prof. A. T. Jackson, who was 
familiar with its occurrence, an indication that corundum would be 
found. His prediction was realized a short time later by the finding 
of the emery variety of corundum, and there subsequently followed 
the conversion of a profitless iron mine into an extensive and profit- 
able emery mine. The finding of chlorite in connection with perido- 
tite rocks has been the starting point for the location of a number of 
large corundum deposits. 

To anyone who wishes to search for corundum it is suggested that 
he be thoroughly familiar with the mineral itself, as well as with its 
associates, for many instances could be cited where other minerals 
have been mistaken for it. Thus the mineral albite, one of the feld- 
spars, is sometimes very similar in appearance to corundum, and has 
been mistaken for it, but the specific gravity and the hardness should 
at once distinguish it from corundum, albite being much lighter and 
eofter. It is well in prospecting for corundum always to have a 
specimen of the pure mineral at hand with which to test the hardness 
of any material that may be supposed to be corundum. In testing the 
hardness of a mineral care should be taken that all decomposed and 
altered material be broken awav and that the test be made on the 
pure unaltered material. 

Where it is possible the prospector should visit either a corundum 
mine or a locality where prospecting has been done and corundum 
been found in place, and thus become acquainted with the rocks 
inclosing it and its general occurrence. As has been shown in the pre- 
ceding pages, it is rare that any two localities are exact duplications 
of each other, even when they are clo,se together, yet there are certain 
minerals that arc to be found in the same type of rock at nearly 
all of those occurrences, and familiarity with these, even though but 
from one locality, will be of considerable value in the search for new 
localities. 

AVhere the deposits of corundum are associated with the peridotites 
the mineral will be found chiefly near the contact of the peridotite 
with the gneiss or other country rock, and the deposits within the 
peridotite area will usually be small and in a short distance pinch out. 
Hence in prospecting over a peridotite area a careful, systematic 
search should be made along the line of contact. Corundum may 
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often be observed first within the peridotite area, and, when this is the 
case, a larger deposit may very reasonably be expected to be found 
near the contact. 

If, when examining a peridotite formation, no corundum is found 
along the contact of this rock with the gneiss or other country rocks, 
there is little or no need of searching in the midst of the formation, 
for it is only at the contact that any large deposit may be expected to 
be found. Again, if there are no fragments of corundum to be found 
at the lower borders of a peridotite formation and none can be 
obtained by panning the gravel of the streams flowing by them, there 
is but little probability that success will attend any further search. 
It should also be borne in mind that at all the peridotite localities 
examined no more than traces of corundum have been found where 
there is a quantity of chromite, and that, on the other hand, where 
there is much corundum there is a scarcity of chromite. 

Where crystals and fragments of corundum are found in gravel 
beds or in the soil, they of course indicate the existence of corundum 
deposits at some distance from where they are found. On account of 
the stability of this mineral when exposed on the surface, it may have 
been transported long distances down the mountain slopes without 
showing any appreciable alteration and but little abrasion. When, 
however, it is associated with certain minerals, as fragments of chrys- 
olite (olivine), chlorite, or talc, it is very probable that they have 
been transported but a short distance, for these minerals would have 
been almost entirely disintegrated and worn away before they could 
have been transported very far or exposed very long to surface 
influences. Where such fragments have been found, they should be 
followed up the valley or incline by which they could have most 
naturally reached their position. ^Vhen following up these gravel 
deposits, whether they are in the actual or in the old beds of the 
streams, they should be tested at intervals by panning, until a point 
is reached beyond which no corundum is found in the gravel, and then 
the search should be carried on up the hillsides until the parent rock 
is located. If this rock is a peridotite, its contact with the other coun- 
try rock should be carefully examined. Where there is considerable 
soil and decomposed surface materials, the contact can not always be 
at once located, and then ditches should be cut through the soil at 
right angles to the strike of the rock itself. When the contact has 
been found, the border zones of the minerals should be examined for 
corundum, a guide at this point being the chlorites and vermiculites 
that have always been observed surrounding corundum at the contact 
of a peridotite with a gneiss or other country rock. 
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K, Pumping water; L, Quality of water; M, General hydrographic investigations; 
N, Water power; O, Underground waters; P, Hydrographic progress reports. This 
paper is the sixty-first in Series A, the complete list of which follows (PP=Profes- 
sional Paper; B=Bulletin; WS= Water-Supply Paper): 

SERIES A. ECONOMIC GEOLOGY. 

B 21, Lignites of Great Sioux Reservation: Report on region between Grand and Moreau rivers, 

Dakota, by Bailey Willis. 1885. 16 pp., 5 pis. (Out of stock.) 
B 46. Nature and origin of deposits of phosphate of lime, by R. A. F. Penrose, jr., with introduction 

by N. S. Shaler. 1888. 143 pp. (Out of stock.) 
B (Jo. Stratigraphy of the bituminous coal field of Pennsylvania, Ohio, and West Virginia, l)y I. C. 

White. 1891. 212 pp., 11 pis. (Out of stock.) 
Bill. (Jeology of Big Stone Gap coal field of Virginia and Kentucky, by M. R. Campbell. 1893. 106 

pp., 6 pis. 
B 132. The disseminated lead ores of southeastern Missouri, by Arthur VVinslow, 1896. 31 pp. 
B 138. Artesian-well jirospects in Atlantic Coastal Plain region, by N. H. Darton. 1896. 228 pp., 19 

pis. (Out of stock.) 
B 139. Geology of Castle Mountain mining district, Montana, by W. II. Weed and L. V. Pirsson. 18%. 

164 pp., 17 pis. 
B 143. Bibliography of clays and the ceramic arts, by J. C. Branner. 1896. 114 pp. 
B 164. Reconnaissance on the Rio Grande coal lields of Texas, by T. W, Vaughan, including a report 

on igneous rocks from the San Carlos coal field, by E. C. E. Lord. 1900. 100 pp., 11 jils. 
B 178. El Paso tin deposits, by W. H. Weed. 1901. 15 pp., 1 pi. 

B 180. Occurrence and distribution of corundum in United States, by J. H. Pratt. 1901. 98 pp., 14 pis. 
B 182. A report on the economic geology of the Silverton quadrangle, (Colorado, by F. L. Ransome. 

1901. 266 pp., 16 pis. 
B 184. Oil and gas fields of the western interior and northern Texas Coal Measures and of the Upper 

Cretaceous and Tertiary of the western Gulf coast, by G. I. Adams. 1901. 61 pp., 10 pis. 

(Out of stock.) 
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B 193. The geological relations and distribution of platinum and associated metals, by J. F. Kemp. 

1902. 95 pp., 6 pis. (Out of stock.) 
B 198. The Berea grit oil sand in the Cadiz quadrangle, Ohio, by W. T. Griswold. 1902. 43 pp., 1 pi. 
PP 1. Preliminary report on the Ketchikan mining district, Alaska, with an introductory sketch of 

the geology of southeastern Alaska, by Alfred Hulse Brooks. 1902. 120 pp., 2 pis. 
B 200. Reconnaissance of the borax deposits of Death Valley and Mohave Desert, by M. R. Campbell. 

1902. 23 pp., 1 pi. 

B 202. Tests for gold and silver in shales from western Kansas, by Waldemar Lindgren. 1902. 21 pp. 
PP 2. Reconnaissance of the northwestern portion of Seward Peninsula, Alaska, by A. J. Collier. 

1902. 70 pp., 11 pis. 
PP 10. Reconnaissance from Fort Hamlin to Kotzebue Sound, Alaska, by way of Dall. Kanuti. Allen, 

and Kowak rivers, by W. C. Mendenhall. 1902. 68 pp., 10 pis. 
PP 11. Clays of the United States east of the Mississippi River, by Heinrich Riea. 1903. 298 pp., 9 pis. 
PP 12. Geology of the Globe copper district, Arizona, by F. L. Ransome. 1903. 168 pp., 27 pis. 
B 212. Oil fields of the Texas-Louisiana Gulf Coastal Plain, by C. W. Hayes and William Kennedy. 

1903. 174 pp., 11 pis. 

B 213. Contributions to economic geology, 1902; S. F. Emmons, C. W. Hayes, geologists in charge. 

1903. 449 pp. 
PP 15. The mineral resources of the Mount Wrahgell district, Alaska, by W. C. Mendenhall and 

F. C. Schroder. 1903. 71 pp., 10 pis. 
B 218. Coal resources of the Yukon, Alaska, by A. J. Collier. 1903. 71 pp., 6 pis. 
B 219. The ore deposits of Tonopah, Nevada (preliminary report), by J. E. Spurr. 1903. 31 pp., 1 pi. 
PP 20. A reconnaissance in northern Alaska in 1901, by F. C. Schrader. 1904. 139 pp., 16 pis. 
PP 21. Geology and ore deposits of the Bisbee quadikngle, Arizona, by F. L. Ransome. 1904. 168 pp., 

29 pis. 
B 223. Gypsum deposits of the United States, by G. I. Adarbs and others. 1904. 129 pp., 21 pis. 
PP 24. Zinc and lead deposits of northern Arkansas, by G. I. Adams. 1904. 118 pp., 27 pis. 
PP 25. Copper deposits of the Encampment district, Wyoming, Colorado, by A. C. Spencer. 1904. 

107 pp., 2 pis. 
B 225. Contributions to economic geology, 1903; S. F. Emmons, C. W. Hayes, geologists in charge. 

1904. 527 pp., 1 pi. 

PP 26. Economic resources of the northern Black Hills, by J.D. Irving, with contributions by S. F. 

Emmons and T. A. Jaggar, jr. 1904. 222 pp., 20 pis. 
PP 27. A geological reconnaissance across the Bitterroot Range and Clearwater Mountains in Mon- 
tana and Idaho, by Waldemar Lindgren. 1904. 123 pp., 15 pis. 
B 229. Tin deposits of the York region, Alaska, by A. J. Collier. 1904. 61 pp., 7 pis. 
B 236. The Porcupine placer district, Alaska, by C. W. Wright. 1904. 35 pp., 10 pis. 
B 238. Economic geology of the lola quadrangle, Kansas, by G. I. Adams, Erasmus Ha worth, and 

W. R. Crane. 1904. 83 pp., 11 pis. 
B 243. Cement materials and industry of the United States, by E. C. Eckel. 1905. 395 pp., 15 pis. 
B 246. Zinc and lead deposits of northwestern Illinois, by H. Foster Bain. 1904. 56 pp., 5 pis. 
B 247. The Fairhaven gold placers, Seward Peninsula, Alaska, by F. H. Moffit. 1905. 85 pp., 14 pis. 
B 249. Limestones of southeastern Pennsylvania, by F. G. Clapp. 1905. 52 pp., 7 pis. 
B 250. The petroleum fields of the Pacific coast of Alaska, with an account of the Bering River coal 

deposits, by G. C. Martin. 1905. 65 pp., 7 pis. 
B 261. The gold placers of the Fortymile, Birch Creek, and Fairbanks regions, Alaska, by L. M. 

Prindle. 1905. 89 pp., 16 pis. 
W8117. The lignite of North Dakota and its relation to irrigation, by P. A. Wilder. 1905. 69 pp., 

8 pis. 
PP 36. The lead, zinc, and fluorspar deposits of western Kentucky, by E. O. Ulrich and W. S. T. 

Smith. 1905. 218 pp., 15 pis. 
PP 38. Economic geology of the Bingham mining district of Utah, by J. M. Boutwell, with a chapter 

on areal geology, by Arthur Keith, and an introduction on general geology, by S. F. Emmons. 

1905. 413 pp., 49 pis. 
PP 41. The geology of the central Copper River region, Alaska, by W. C. Mendenhall. 1905. 
B 254. Report of progress in the geological resurvey of the Cripple Creek district, Colorado, by Walde- 
mar Lindgren and F. L. Ransome. 1904. 36 pp. 
B 255. The fluorspar deposits of southern Illinois, by H. Foster Bain. 1905. 75 pp., 6 pis. 
B 256. Mineral resources of the Elders Ridge quadrangle, Pennsylvania, by R. W. Stone. 1905. 

86 pp., 12 pis. 
B 259. Report on progress of investigations of mineral resources of Alaska in 1904, by A. H. Brooks 

and others. 1905. 196 pp., 3 pis. 
B 260. Contributions to economic geology, 1904; S. F. Emmons and C. W. Hayes, geologists in charge. 

1905. 620 pp., 4 pis. 

B 261. Preliminary report on the operations of the coal-testing plant of the United States Geological 
Survey at the Louisiana Purchase Exposition, St. Louis, Mo., 1904; E. W. Parker, J. A. Holmes 
and M. R. Campbell, committee in charge. 1905. 172 pp. 
'^. ikfei/20ds and cost of gravel and placer mining mA.\asWa,\i^e.'W.PutiTigton. 1905. 273 pp., 42 pis. 
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PP 42. Geology o* the Tonopah mining district, Nevada, by J. E. Spurr. 1905. 295 pp., 24 pis. 
PP43. ThecopperdepositsofClifton-Morenci. Arizona, by WaldemarLindgren. 1905. 375 pp., 25 pis. 
B 264. Record of deep well drilling for 1904, by M. L. Fuller, E. F. Lines, and A. C. Veatch. 1905. 

106 pp. 
B 265. Geology of the Boulder district, Colorado, by N. M. Fenneman. 1905. 101 pp., 5 pis. 
B 267. The copper deposits of Missouri, by H. Foster Bain and E. O. Ulrich. 1905. 52 pp.. 1 pi. 
B 269. Corundum and its occurence and distribution in the United States (a revised and enlaiged 

edition of Bulletin No. 180), by J. H. Pratt. 1906. — pp., 18 pis. 

* 

Correspondence should be addressed to 

The Director, 

United States Geological Survey, 

Washington, D. 0. 
January, 1906. 

o 



. 1 



V 






^ 






.. 



; 



I 



I** 






f 



i 





^^^^^^1 




THB NEW YORK PUBLIC LIBRARY 

RBPBHBNCB DBPAHTMBNT 
Uken from the Building 


■ 




. 
















































^^^^^^^^H 










■ 




































- 










^^■^™™ 








1 



